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PREFACE. 



After what has been said in the Preface to the 
First Volume, the truth of which is evident, we 
can have but little to add here. The improvements 
in the study of Mineralogy are however, apparent, 
since the first volume ; and not only Chemistry has 
added much to our knowledge, but Geology has 
been more generally studied, and many essential 
additions to the more common subjects have 
been made ; and thus much useful knowledge has 
been interwoven with what was only termed Mine- 
ralogy, The component parts of rocks must needs 
be comprehended to distinguish them, and the 
various combinations in different states identify the 
age of, and the transition to the flcetz rocks, while 
the upper strata may be either volcanic or alluvial : 
these are not forgotten ; and the mineralized ani- 
mal remains arc shewn, whether in Limestone, 
siliceous or metallic masses. There are some things 
unique, or that are not found in sufficient quanti- 
ties for cabinets, — here a reference to a figure is of 
much consequence, as it is less likely to mislead in 
after times. 
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Frefact: 



British Mineralogy, perhaps, like other .subject? 
in natural history, can never be perfectly complete ; 
yet in the present instance, I think, this work will 
prove more so than might have been expected ; and 
it certainly contains, besides most of the known 
British Minerals, and much interesting and in- 
structive variety, many useful and curious sub- 
jects not before published to the world ; and 
what lias been thought remarkable is, that it should 
include so many subjects previously considered as 
foreign, that a small number only remain to com- 
plete the general list of Minerals ; for w hich reason, 
having completed five volumes of British Minerals, 
and finding one would pretty well include the rest, 
I have been about it in a separate work, as a kind 
of appendix, that those who wish it may have the 
whole complete. I presume this will, altogether, 
be found a convenient second to English Botany, 
which, with it, has been the employment of 25 
years, while they have much facilitated study ; filled 
up their respective desiderata, and will prove lusting 
monuments of the assiduity of my friends, who have 
been zealous in the cause. Should any thing 
essentially proper remain to be added, by new dis- 
covery or otherwise, I request a continuation 
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of that advice and assistance hitherto so gene- 
rously a (Forded me by my friends., and also, that 
strangers will not be backward, as I shall be atten- 
tive to add any necessary supplement. 

The Systematic Index will be found to differ in 
many cases, from the arrangement adopted in the 
body of the work, and also to exhibit some variation 
in the nomenclature: these changes have been ren- 
dered necessary by the rapid improvements that 
have taken place both in Chemistry and Mineralogy^ 
during the last few years. I have endeavoured to 
make it as uniform with the rest of the work as the 
present state of science will allow, and by it to cor- 
rect some errors that have been accidentally com- 
mitted. I feel pleased in observing, that the en- 
couragement I have met with,, is a proof of a gene- 
ral desire of improvement in natural history, thai 
must eventually lead to an enlargement of the 
understanding, hardly otherwise to be obtained, 
than by looking " through Nature up to Nature s 
God/ 1 The limited time we are allowed to improve 
in the knowledge of the works of the Creation we 
shall more truly vsdue, and more highly appreciate 
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those labours which tend to facilitate the attainment 
of that knowledge. Hoping this work will be found 
useful for this purpose,, I feel much gratified that it 
is thus far done. 

JAMES SOWERBY. 

Lambeth, Fab. 1, 1817. 




TAB. CCCCL 

CALX carbonata. 
Filamentose Carbonate of Lime. 



Div, 2, Imitative, 



1 he specittieii here figured is part of the clifF that lately 
fell down at Brighton. It was rightly considered by the 
generality of observers to be Pebble Stones cemented by 
Spar, and was brought me by the Rev. J. T. Barret. The 
largeness of the spaces for the cementing Carbonate of Lime 
is such that it crystallizes and 1ms a remarkable appearance, 
and is a novelty to most mineralogists of the present day. 
Besides this, there is in some marly parts a substance 
which lias nearly the appearance of the remains of Shells, 
that is remarkable for its filamentose form and satiny lustre: 
sometimes this is in contact with the usually crystallized 
Carbonate of Lime, and occasionally much resembles the 
Asbestos found in the Serpentine rocks of North Wales 
and some parts of Scotland. It is extremely tender, and, 
when white, appears to be very pure Carbonate of Lime. 
The colouring substance in some giving rather a crimson 
hue, may indicate Oxide of Iron with a trifle of Manganese. 
The filaments easily crumble, therefore the little flexibility 
is but difficultly discernible. The substance is often placed 
in three or more layers above each other. The silky or 
*;>tiny lustre soon distinguishes it when turned to the light. 
It perhaps is not only a new appea ranee, but, as in a mass 
of two or three hundred weight very little was to be found, 
it seems to be rather rare. 

VOLrp v, ii 



TAB. CCCCII, 
CALX carbouata, magnesiata. 



Class 2. Earths. Order 1 . Homogeneous. 

Gen. 3. Lime* Spec. 5. Carbonate. 

Sect. 4. Magnesian. Div.2. Amorphous. 



Among the building-stones used liy masons h Jhat called 
Roach Abbey Stone, from Roach Abbey, \ urksliire. Tins 
seems peculiarly adapted for building; as it may be chosen 
of excellent qualify to work, is of ia neat small granular 
structure, (being partly in minute granular c rystals and 
partly chalky,) and is nearly white; and holding a tolera- 
ble quantity of Magnesia, the agriculturist will not grudge 
it to the builder , because it will not make good manure; 
uor will the lime-burner feel the loss of if, as it will not by 
burning make good Lime ; and in building it does not pro- 
mise to get stained by vegetation, like some other stones* 
The Sttme Jigured behind is called by the masons, Burrell, 
from the place where it is found. It is of a dull colour, 
nearly the same hardness, and may be so regularly worked, 
that it is often used by the masons for practice in carving. 
It is occasionally used for building in the neigh bo urhood 
of Cambridge and Newmarket, where it is quarried. It 
is less brittle, but about as hard as common Chalk ; it much 
resembles the common Fire-stone of the next plate in gene- 
ral appearance, but seldom has Mica or Chlorite, though it 
contains much Silex. 

b 2 



TAB. CCCCIiL 



fflte-Sitmt ; . 



Class 2. Earths. Order 2. Aggregate. 



FiRE-sita$^ crtmmfiiily so called by all the masons, espe- 
4ually in rtjib neighbourhood of London, is very little known 
to mineralogists^ nor do I know it to be described in any 
scientific work- Its peculiarities and particularly useful 
qualities render it of great consequence ; and although it is 
not rare, yet \vc know of only one place where it is to be 
found of the most perfect quality : it tonus a stratum in the 
quarries in the neighbourhood of God^fone, where there is 
some attention paid to the proper quarrying and seasoning 
of it. It is truly a domestic stone, being the only one 
used , when it can be got, for the in > ides of chhunej's, &e. 
nearest the stoves or lire. Jl is soinew hat granular, of a 
softish texture, (rubs off with a touch of the linger,) being 
a mixture of Lime (about 22 percent.), Sand, grains of 
dark green Chlorite or Talc, and shining particles of Mica, 
with a little Aluminc coloured grayish w ith a trace of Iron ; 
but this is only the most chosen sort : sometimes it may be 
impure, with Pyrites and Flinty masses ; the former most 
commonly in the stone above the best bed or stratum, and 
the latter generally underneath. It is occasionally used in 
building without such particular choice, but, being soft, 

* It must not be confounded with common Flint:-, which nre ^miu'ti:iu ^ 
railed J 1 ire-stones, Fierres 6 ftHj &c 



6 

allows of Conferva?, Byssi, &c. growing on it, whicli soon 
discolour it if in a damp situation. The Fire-stone is used 
by the notable housewife for cleaning and whitening Port- 
land Stone steps and platforms, and occasionally by masons 
for practice in carving; but Burrell is more generally used 
for the latter purpose. It is somewhat related to the Mu- 
latto-stone of Ireland and that of Cambridge- 
Sir Robert Pocklington broke a cast of a shell from a piece 
in one of the older quarries in Surry, in the neighbourhood 
of Mecstham. There seems but little difference in some of 
the Limestone of Maidstone in Kent, which they there call 
Cork ; but it is more hard and compact than the Fire-stone ? 
and is used for flooring in malthouscs. Is its qualification 
in this particular owing to the Chlorite or Talc, as it lias 
little or no Mica in it ? It is figured in the form of a Trochus, 
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TAB. CCCC1V. 



CALX carbdnata- 
Shell-formed Carbonate of Lime. 

Div. 2. Imitative. 



Our travellers, Mr. Cripps and Dr. Clarke of Cam- 
bridge, found that the Limestone at the foot of the Pyramids 
of Egypt j at Djiza, was of a peculiar structure, and that 
Strabo had described it as composed of lentils (which 
were the food of the workmen employed in these vast struc- 
tures) become petrified* This helps us towards the know- 
ledge the ancients had of these things. Pallas, as Dr. 
Clarke observes, took thetn for fishes' bones, and indeed they 
have some resemblance to the plates between the vertebrae of 
the Porpessc ; but in the present day they are determined to 
be the petrified remains of Nautili, of the species called 
Nummularis from their resemblance to flat pieces of money. 
Their readily splitting, or being found in halves, might give 
rise to the ludicrous idea of their having been the pea-like 
food of the workmen at the Pyramids; and their having no 
apparent avenue answerable to the opening of a shell, with 
the minuteness of the chambers looking like pores in 
bones, &c. might be the cause of the latter opinion. 

Thus much we have learned, which gives significance 
to the present subject, and I am of opinion proper!) so ; 
and by the trouble and expense of travelling, we shall 
learn the value of curiosities at home. Independent of this, 
the formation is now perhaps first made known as belo g- 
ing to our own country. 
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The upper specimen is from Bracklcsham Bay in Sussex, 
and is similar, in regard to the substance, to common 
Limestone. I have some specimens separate, and some in a 
greenish sandy mixture. The aggregate right hand specimen 
is from Kettering, and has, I believe, always been considered 
as the flatter variety of that stone commonly called Roc- 
stone. See tab. 8. The specimen before us, however small, 
shows the chambered structure of the Nautili of Linnaeus 
Vtlih the help of a magnify ing-glass ; and among my spe- 
cimens from these different places, I am enabled to show them 
of the sizes as in the plate. Their volutions arc so numerous; 
that they are not easily distinguished from concentric circles, 
especially in the smaller ones; and they fold over each other 
so closely, to the very centre, that no umbilicus is apparent; 
and we are not able to discover the vestige of an opening : 
nor have I seen the Siphunculus ; which is less a wonder, as 
those of the larger species are often very small ; but compa- 
rison with specimens of recent species proves them to belong 
to the same genus : and it is peculiarly remarkable that we 
have of this genus only minute recent shells remaining 
in the sea-shore sand, as a proof of such living beings. It 
however appears that they may be found petrified in Great 
Britain, from the size of the smallest in these specimens to 
two or three feet in diameter, which would include an ani- 
mal of nine or twelve feet long. I have them of these di- 
mensions, and have been told of them much bigger, while 
we know of no recent ones above half an inch in diameter. 

The figure and description of these as mineralogical sub- 
jects are the more instructive, as externally they much re- 
semble the lenticular Carbonate of Lime, or Magnesian. 
mixtures including those called White Iron Ores. I hare 
c urious specimens from Gerona in Spain, by favour of 

Danby, esq., which are less Hat, but the parts are 

not more distinct ; also one found in the Crimea, very flat* 



TAB. CCCCV. 

CALX sulpha turn. 
Sulphate of Lime. 

Div* 1. Crystallized, 

IKi situaf ion*? in which substances arc found arc not only 
geologically instructive, but chemically : — thus the present 
specimen answers many purposes. Gypsum, as 1 have 
before mentioned, is rather peculiar in certain places in the 
form of its crystallization. There are two or three varieties 
included in this example: the most remarkable is the large 
one, which is rather a rough and thick specimen, and con- 
forms to the outline below. Such is sometimes found among 
the many varieties at Shotover Hill, Oxfordshire. It is be- 
ginning to form a ilat apex by roundish faces on the acute 
angle, part of the first advance towards the peculiar lenti- 
cular crystal, one of the rarest of this substance— (of which 
hereafter). It is of a pretty pink colour in the upper spe- 
cimen ^ not common to Hyaline Gypsum. It is peculiarly 
situated, being suspended and supported by other crystals, 
and again supporting Carbonate of Lime in whole metasta- 
tic crystals, and also Quartz. See figs. I mi 2. Now it has 
happened that Carbonate of Lime, such as these figured 
(of which I have specimens), and Quartz crystallized on 
all sides in great numbers, loose and independent of each 
Other* have been found included in these nodules *, which 

* Of which my friend Mr. Johnson of BrisLol has specimens. 
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are impervious to water. The query then is. Could they be 
formed included in the Sulphate of Lime, and the latter 
become dissolved again by water, and evaporate previous to 
the covering 1 (which is partly Agate lined with Quartz cry- 
stals) becoming imperviable? or, Could any thing else have 
held them in solution, so that they might become so in- 
dependent as to seem as if they were put in in separate 
crystals ? 

The two lower Jigures, are examples of the flattened apex, 
and its tendency towards another figure, showing the op- 
posite ends, and the curious manner in whicli the crystals 
mix while forming, and yet show a constant tendency in its 
progress from its usual shape to that of a new appearance, 
by little else than the loss of the column. 
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TAB. CCCCVI. 

CALX sulpha ta. 

Sulphate of Lime, or Acuminated or Spiculatcd 
Gypsum. 

Div* I, Crystallized* 



This Gypsum is sonic of it remarkable for the acufeness of 
the angles, being more so than any described by Haiiy or 
any other author ; the oblique or inclining side being as it 
were elongated in a sort of accumulated stcps^ as in Me upper 
left hand Jig ure, is a new form with regard to the acute 
angle, and a facet at Jig. 1, making it a seven-sided column. 
The two middle figures are varieties without that facet, and 
show some marks of the rising accumulation. 

The upper specimen has varieties elongated, which are in 
the hollows of a small mass of chiefly granular Filiate of 
Lime of various tints. The right hand figure I clow has 
transparent spieuke, with varieties of similar forms on the 
snowy white Gypsum. This is from Matlock, and the above 
from some other part of Derbyshire. The small spiculae 
are nearly of the same nature, sticking on metastatic Car- 
bonate of Lime. It is curious to see how distinct one sub- 
stance may be from another, although in contact with it. 
Gypsum is also found in some parts of Derbyshire. &c. 
in loose spicule, as the bottom Jigure. Tab. 405. is related 
to these figures, but is much less acute. The manner of ac- 
cumulation and smalhicss prevented our measuring thcse ( 
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TAB. CCCCVIL 

SI LEX quartz urn, arenaecun]. 
Sandstone, 

The beautifully eyed Sandstone, which will be figured 
hereafter, is in a great measure elucidated by these small 
globular ball-like Sandstones from Charlton Sand-pits, 
with which I am favoured by Lady Wilson, They appear 
to be caused by the oxidation of Iron, perhaps from Sul- 
phuret of Iron, being spread by means of moisture among 
the particles of Sand in certain proportions. There is, 
however, something remarkable, that the centres of most 
of these specimens are nearly pure sand-form white Silex 
with a narrow deep -coloured margin; a sandy ochraceous 
crust succeeds, which is covered by a broader one very 
uniformly spherical, and sometimes two or more spheres 
coalesce or are in contact. 

The lower right ha?tdjigure is from Yorkshire, by favour 
of Mr, Danby, and shows the Oxide of Iron in small spots ; 
and I have such from North Wales, Sec. The lower left 
hand Jigure shows another variety, where the small spots 
are not ochraceous but surrounded by the Red Oxide of Iron, 
Beautifully striped Sandstones also often occur. Something 
like this, much indurated and nearly allied to Jasper, is 
found at Salisbury Craig near Edinburgh. 
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TAB. CCCCVIIL 

MANGANESIUM oxygenizatum. 
Oivide of Manganese. 

Div. Crystallized, 

Manganese is found in the neighbourhood of the Mendip 
Hills in Somersetshire, and about Bristol; also hollow stones 
of various sizes which include various substances as well as 
Manganese, See tab. 405* The present specimen is a 
hollow nodule of Quartz inclosing spicule of a mixture of 
Oxide of Iron with a little Manganese. I have seen some 
that show by the form of the crystal that they are chiefly 
Manganese. These, however, are more of an ocliraceous 
or yellow brown colour, something like the usual Oxide of 
Iron. The form of these spicule is mostly flatten four- 
sided columns; they are laminated in their structure, the 
lamina 1 formed as it were of still smaller laminae j two op- 
posite edges are sometimes replaced by little truncating 
planes. The pyramids depend upon the spiculatcd crystals 
protruding in various lengths pyramidally. The vacancy 
between the quartzosc crystals allowed some of them to 
shoot more or less regularly, and the more solid Quartz and 
Carbonate of Lime do not seem to interrupt them ; we 
tli ere fore see the beautiful ordering of Nature is such that, 
neither interrupts the other. Manganese is generally pre- 
sent where there is a crimsonish hue given to substances. 
The outside is chiefly Quartz approaching Chalcedony. 
Sometimes these stones are nearly of a vermilion red colour 
outride. 
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TAB. ccccrx. 

HYDROGEN Bitumen. 
Bitumen, or Petroleum. 

Class Li Combustibles. Order 1, Primary Combinations. 
Gen t 8. Carbon. Spec. 2. Bitumen. 

Div. 1, Amorphous, 

Syn. Inspissated Petroleum. Sowerby's Catalogue 
of British Minerals, part 1. p. S. 
Bitutne liquide, bnin ou noiratre. Hatty, 3. 312, 
Petroleum. jKiVi*;. 2. 43. 



Mi NEitAL Oil or Petroleum which seems in arrangement 
to precede the Elastic Bitumens, is found in turf near 
Ormskirk tit Lancashire, and in the debris of broken 
rocks at Pitchford in Warwickshire. I have it also from 
Colebrook Dale in Shropshire, and from Derbyshire among 
Hie Elastic Bitumens ; but this latter may not strictly be 
the same as the others : for although found in the hollows, 
&c. of Carbonate of Lime, it seems in that district to be- 
long to the Elastic sort accompanying it, although no 
difference is otherwise perceptible. 

The present variety becomes rather darker and appa- 
rently less limpid on exposure to the air, is of a brown 
black colour, not clastic, soils very much, sticking worse 
than common Tar, and requires much grease to expei 
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it. It runs slowly in a warm temperature. Its odonr is 
stronger than the other Mineral Bitumens, but of the same 
nature* It is the origin of the famous British Oil said to 
be of such wonderful efficacy in the bills of the Patentee 
of Shrewsbury. 

The upper figure represents a piece of sandy rock inn 
pregnated with Petroleum, with fragments of Schist or 
Slate. The lower figure represents a mass of Sandstone, 
with the Petroleum also ; and the few dark splashes are 
small points of common bituminous Coal, By heating 
these the Petroleum may be made to run out in a perfect 
state, or it may be obtained by d istillation. 
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TAB. CCCCX. 

CARBO fragilis* 
Stone CoaL 



Class 1 . Combustibles. Order 1 . Primary Combinations, 
Gen, 8, Carbon. Spec. J. Sect. % Soft Carbon, 

Div. 1. Crystallized, 



Kilkenny Coal and some, of the Swansea Coal (as for- 
merly observe,!) are of that species vulgarly called Stone 
Coal ; as they burn only when in contact with Bituminous 
Coal, and then burn a long while, giving a strong heat. 
The present upper specimen is from Queen's Counly, Ire- 
landj and was brought up from the depth of four hundred 
feet by Mr. Ryan's patent boring machine +, which is so 
conveniently constructed to perforate the earth to a very 
great depth, through any species of rock that it may be 
desirable to examine, and thus show the contents solid and 
undisturbed. It is a neat specimen to show the order of 
the I; i and cutters, which agree with the crystallization, 
and which should be more attended to in mining for Coal 
of all sorts: but as the Stone Coal of Wales seldom, or 

* We arc i.tbVi£: A to filter t!i-? ti.r.oe Curho i>x>}gcnizft(us 9 in consequence of 
Messrs. Allen and Pepys's Experiments. 

t It «as employed by the Grand Canal Company, and ought to be 
more Liked, 

c 2 
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perhaps nerer> shows these forms so plain as this, I exhibit 
this as a distinct and curious example. The marking on 
the upper piece shows signs of (he rhombs and hcxaedrons, 
&c., almost as if laid down from my Plate 2 of Part, I. of 
Crystallography. 

The figure beneath is a specimen broken from an old mine 
in the same county, showing a similar construction in the 
rhombs, &c. ; and the fragment on the left hand shows the 
eight -sided figure which happened to break from it at the 
corner under which it is placed. In it the four rhombic 
and the four diagonal fractures are very distinct and accu- 
rate. These examples show that the smooth Carbonaceous 
particles of Coal form sometimes as regularly as the Bi- 
tuminous* 

The duller parts arc still like fibrous Charcoal, and the 
brighter partly resemble the bituminous parts of the 
Newcastle Coal, and can scarcely be distinguished from 
it without trying its want of inflammability. 
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TAB. CCCCXI. 

CALX ftuata, 
Fluor. 

Dlv, 2. Imitative, radiating. 



Fluor is perhaps best known to mineralogists in general 
■when crystallized in cubes ; in which form it is found in 
most places, except at Beer Alstone in Devonshire St. 
Agnes in Cornwall, &c. where it is chiefly in octaedrons* 
In Scotland it is rarely known as crystallized (but in octae- 
drons, as mentioned tab. 26), and consequently is best known 
in the amorphous state; but yet the fracture helps its iden- 
tity. Among those who use it for turning in lathes into 
vases, candlesticks, and ornaments, it is best understood 
in radiating masses, in which state it is not thought of 
sufficient consequence by some mineralogists to claim at- 
tention, and is seldom collected. 

This substance is so apt to crystallize, that it always 
shows a tendency to if, and seldom forms (but when it 
covers other substances) other than lumps or parts of veins, 
rarely of larger extent than two or three feet in diameter ; 
nor do we hear of rocks or mountains of Fluor, as we do 
of Limestone. 

The upper specimen is probably part of a roundish mass 
radiating as from a centre ; and every concentric circle 
partly betrays the cubic crystals, and the extremity some 
determined small ones ; while the sides have pressed as it 
were upon each other so as to give various angles, although 
the fracture will easily betray the octaedron. The lower 
figure is part of a small mass that crystallized in the inner 
circle as well as the outer, and formed a hollow ball. 
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Analysis of Fluor Spar by Thomson. 



Fluoric Acid . 32 '66 



j no-no 



By Klaproth. 
Lime * . - 67 $ 
Fluoric Acid . 3S|- 

100*0 



TAB. CCCCXII. 

This beautiful substance is sometimes cut and polished for 
various ornamental purposes, as before mentioned, iai. 411, 
&c. It is also occasionally cut into little slabs shoeing the 
beautiful and very instructive varieties* Thus, while we 
see the radiating or diverging structure, we sec how much 
it does or does not interrupt the crystallization ; we sec also 
its tendency to crystallize under every circumstance: and 
these specimens mark it more or less distinctly by the colour, 
at every period or effort in extending the radii ; marking 
the right angles of the cubes, which are sometimes extremely 
sharp and conspicuous, and are so softly blended at others 
as only to be distinguishable by faint dots. The whole 
being so compact is the more remarkable, because the state 
of fluidity in which it formed would from this appear to 
have been equal ; which makes it difficult to theorize upon. 
The square slab lelow is a transverse section of the radii, 
and exhibits an admirably reticulated structure, from the 
opacity of the division of the radii in different proportions. 
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TAB. CCCCXIIT. 

SILEX quartzum, var. arenaceum. 
Eyed Sandstone. 



e substance explains another. The present Micaceoui 
Sandstone is by favour of R. Ferguson, esq. (gathered in 
Dumfriesshire). The peculiarity and beauty of it are indis- 
putable, and I think it highly instructive in a geological 
point of view ; the forming of the circles depending upon 
circumstances that may help to account for those in the 
Eyed Agate, (tab. 160,) and for other similar constructions. 
It may appear that substances that give changes of colour 
by different degrees of oxidizement, are more or less affected 
by the quantity or spreading of the moisture producing 
these circles, such as, in more familiar cases, coloured or 
dirty water on a plaster wall, &c. 

The Sand is occasionally mingled with small particles of 
Mica that give somewhat the appearance of Avanturine or 
Lepidolite* However, the shining particle-like appearance 
is in the latter said by some to be occasioned by two facets 
meeting, and allowing of minute reflections of the light 
(But of this hereafter in Exotic Mineralogy.) The cir- 
cles, &c. in the Corsican Orbicular Sienite, figured in that 
work, tab. % probably depend upon this formation in a 
coarser and on a larger scale, which would best agree 
with the substances that compose it. 
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TAB. CCCCXIV. 

SILEX Chabasius. 
Chabasie. 

Class 2. Earths. Order I. Homogeneous. 

Gen, 4. Silex. Spec. 18. Chabasie. 

5yn. Zeolithes en cubes. De Lisle, 2. 40. 
Wurfcl Zeolith ? EmmcrL 1. 205. 
Chabasie. Hauy 3 3. 176. Sozvcrby's Catalogue 
of British Minerals* j)art 1. jp* 53. 



Tins species of Zeolite (formerly mentioned as found at 
Obcrstein in Germany) is now figured with permission from 
a spec imen in the cabinet of the Royal Institution, which 
H- Davy, esq. procured from Portrush in Ireland. It is 
in a hollow of a coarsish Siliceous Basalt, and is the pri- 
mitive form, which differs little more than three degrees 
from the cube, being 93-£-° at the obtuse summit. The 
crystals form more or less crowded groups in the hollows of 
the rock, and are irregularly -sized and placed. In their lustre 
they have lightish illinitions, that give them a Hawed ap- 
pearance: they are nearly white and shining. It is suffi- 
ciently hard to scratch glass. Spec. Grav. 2-7176. It melts 
before (he blow-pipe into a white spongy mass. 

This specimen is very valuable, on account of the cry- 
stals of Chabasie being very perfect ; and it lias the inverse 
Carbonate of Lime in the hollow, very distinctly placed, 
nnd of a larger size and yellowish colour, which, not be- 
traying in the least the effect of tire, may help in geological 
inquiries as to the dispute regarding Uasaltic formations, 
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TAB. CCCCXV. 



The Chabasie here figured belongs also to the Royal 
Institution^ It shows the acute angles of the rhomb trun- 
cated, which is sometimes one of the characters, and also 
the lateral edges ; — see the left hand figure. Occasionally 
the other edges are truncated* The right hand figure is 
one half of this repeated in the same direction, and the 
other half turned upon it till the truncations meet. The 
striae pointing to the obtuse angles may denote the summits; 
and by directing the eye so as to view it in that direction, 
it may be understood as well as when viewed in the usual 
position of the plate. The crystals vary much in their 
position in the group 5 and the lustre so peculiar to thenx 
gives them an indistinct appearance, making them les* 
easily understood. 
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TAB. CCCCXVL 

TALCUM schistosum. 
Schistose Talc. 

Class 2. Earths. Order 2* 

Gen. Spec. 



i o (he remarkable Sandstones figured at tab. ftJ'Sj I now 
add a curious and strange: Chlorite Slate or Schist as, which 
is equally remarkable, or perhaps more so^ as the concen- 
tric rings and strife apparently depend upon some more 
unaccountable action, which, from the appearance of the 
specimens, spread largely, and continue making their formal 
progress to an uncommon extent. The two upper figures 
are from the well-known Slate quarry at lnghborough iti 
Yorkshire, by favour of the friendly Mr. Dauby. They 
do not ill represent the kind of markings and knots of a 
deal board where the harder and turpentine part is most 
distinct in form. The markings on the other figure cu- 
riously represent the old-fashioned marble paper. 

The lowest delicate specimen is of a looser and more sandy 
texture. This and some odd varieties were found in digging 
the foundation of the Infirmary at Bristol. It is worthy of 
observation, that these figurative lines are generally placed 
so as to be contrary to the lamellar structure of the Slate, 
and therefore are not interrupted by the divisions or lamellar 
fracture. Such appearances may be foimd in some more 
or less perfectly formed Sandstones, with a similar laminated 
fracture, and especially when near or accompanying the 
common Slate. 
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TAB. CCCCXVJL 



CALX sulplmta. 
Sulphate of Lime, or Gypsum. 



Class 2. Earll!?. 
Gen. 3. Lime. 
S<:ct. 2, 



Order L Homogeneous. 
S/>f?c, 4, Sulphate of Lime. 
Div. 1. Crystallized. 



Svn\ Chaux sulfatee promhiule. Hauij % 272. 



I have (wo reasons for making- my readers acquainted with 



1 1 is frog a Lead mine in Westmoreland, is accompa- 
nied by GaUena, and is formed in a hollow of Limestone, 
which is very octmicemis, lias a little Pyrites, and is lined 
with small bubbled Calamine. 

Whether the Sulphate of Lime be of late formation from 
the Sulphur in the Pyrites and the ochraceous Lime, or h 
as old as Galajna, may be a geological question ; but if 
not known at present, a hint of tills kind may cause ob- 
servation, and, with other subjects, if newly formed, teach 
us the utility of exposing some parts of a mine to the air, 
as mentioned in the description of tab. 23: and at other 
times endeavour to prevent decomposition or loss, by ex- 
cluding the air: thus exerting judiciously our chemical 
and other faculties (allowed us for these pursuits,) to use 
the many agents winch Providence has prepared tor us. 

I believe finer examples of this are in the bands of Mr, 
Walker, who kindly promises to lend me anything. 1, 
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however, sometimes think that moderate examples should 
be employed in preference for instruction, becau.se they help 
us to overcome difficulties that we ought to be accustomed 
to, as all substances cannot be equally favourable. Its mo- 
dification belongs to the promt nule mackle of Haiiy, tab. 34, 
fig* 99 ; which latter he had not seen in its simple form, 
fig. 102; I believe it is therefore the greater curiosity. I 
have placed the nucleus within the geometrical outline, 
to make it the more perfectly understood. 

The columns vary in the number of their sides, from six 
to a much greater number, formed by many striae. The 
base and apex are nearly flat* The right hand figure is that 
of a small one selected from the group, and is extremely 
clear and neat. The larger ones are chiefly many-sided co- 
lumns, being multiplied by striae on the narrower face on the 
right hand, which is the same as the broad faces in tab* 405, 
and is one of the primitive faces, P of Haiiy. 
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TAB. CCCCXVIIL 

CALX carbonata. 
Carbonate of Lime. 



Div. 2. Crystallized. 



TjLANDIDXO in Denbighshire, North Wales, affords cry- 
stallized Carbonate of Lime in groat abundance, which is 
remarkable for being in the inverse rhomboidal form, and 
in the early part of this work was sufficient to attract, at- 
tention, and the more so as being coloured with Red Oxide 
of Iron. See tab, 4. 

The present specimen shows a gradation with a distinct 
appearance of the facets, so placed as to commence a 
rounding form, more peculiar to this than any other place; 
and which may be Yery gradually traced to lose their 
sharpness, and to be as it were obliterated by passing im- 
perceptibly nearly into a sphere. It is sufficient here to 
afofOW the corners with the bevillings at the alternate acute 
angles; and the three faces at the apex belonging to the ob- 
tuse rhomb, called Ouloidehy Haiiy, v. 2, />. 158. 

The crystals in this specimen are beautifully iridescent 
upon their surfaces, and there is a nrarly octaedral rusfy 
Pyrites, Mountain Blue Copper, or Carbonate of Copper 
like Smalt, and some Green Carbonate of Copper, which 
gives the whole a handsome appearance for a picture. 

e 2 
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TAB. CCCCXIX. 



There sterns two modes of rounding, as if from the zo- 
naire of Haiiy, v. 2. p. 154, and simply modifying from 
the inverse rhomb. The former being shown in the Just 
plate, 4JS, I now proceed to show specimens of the latter. 
This, perhaps, is also the most perfect, but, having occasi- 
onally the modifications and facets belonging to the former, 
required to be more particularly noticed. The upper spe- 
cimen^ from Llandidno, is the inverse rhomb beginning to 
round. The specimen below shows it nearly as round as 
can be to discover the rhombic formation. 



TAB. cecexx. 

This shows specimens with the facets common to both the 
preceding ones, and their relations to both ; to (he former, 
from retaining the original six flat tables and the bevilling 
with sharper angles, while those of the latter are round- 
ing into the whole form. In speaking of these, it would 
seem convenient for instruction to suppose the molecules 
about to place themselves in due order, but interrupted by 
something like a thickness in the fluid, yet to be accounted 
for, and which leaves a desideratum to be filled up by phy- 
sical and chemical investigation. The form of the Pearl- 
spar, tab* 19, might seem to me to be the mechanical effect 
of Iron in the solvent ; yet we find those that are apparently 




I 



•3 



33 



without Iron forming those curving modifications: — may 
it be when they are more suddenly left by the solvent that 
they become sharpest, and trice versa ? for we find that Mug- 
ncsian Crystals are often sharp, ah hough frequently some- 
what less so than the common Carbonate of Lime. 

Jt is somewhat remarkable, that this Carbonate of Lime 
is on a brownish crystallized Pearlspar that seems Mag- 
ncsian, similar in substance to tab. 217* 
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TAB. CCCCXXI. 

SI LEX smaragdus. 
Beryl 

Class 2. Earths. Order t. Homogeneous, 

Gen. 4. Silex, Spec. 19, LJeryl. 

Sttn. Smaragdus, Waller I. 253. 

Edler, ou Gcmeincr Berill, EmmerL L 85, 
Aigue marine, Sciagr. Daubcnlon. 
Emcraudc. Haiiy, 2. 516. 
Beryl, fffrzu. 2. 848. 



From time to time there have been reports of Beryl being 
found in Scotland*, and it has as frequently been doubted, 
Thelufc Hon, Charles (ireville, in his collection now in the 
British Museum, had may years ago a specimen which he 
used to say was found in Scotland, which may apparently 
be identified from its similarity ; as although the specimens 
from Siberia nearest resemble these, yet they have some 
peculiarities. 

The grand specimen here figured shows a certain rugged- 
ness in the crystal, that to an unaccustomed observer would 
scarcely seem to belong to any regular form ; yet when ob- 
> 'TV rd, it is a very instructive and pleasing example of (lie 
strict laws of crystallization under so rude an aspect. It is 
columnar, with six sides in three opposite parallel pairs, 
which conform with the most regular crystals. There are 
also at the upper cud the facets belonging to the pyramid 
extended nearly to a point, and at the opposite end form- 
ing merely a bevilliiig. See the geometrical outline. The 

* Sec Jameson, 
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smaller specimen shows one of the circumstances that usu- 
ally attend the Siberian Crystals : viz. that of the column in 
the centre being cased or surrounded and thickened in a 
manner by hcxaedsal tubes, giving if a strange appearance. 
The colour is not so bright as the foreign ones in general* 
but we may suppose thai their being more plentiful in so 
large an extent of country as Siberia, the East and West 
Indies, when compared to our litde island, they mast 
have greater choice. Ours have, however, a rather pecu- 
liar pearly, milky, or glaucous colour in some parts that is 
Worthy of notice. 

We may be proud to boast of another new mineral added 
to indigenous mineralogy since this work has been publish- 
ing. The people who search the Cairn Gonim mountains, 
bring Beryls, Topazes, and the usual Crystals found in that 
distrfct ^ to Aberdeen to sell to the lapidaries, and do not 
wish to lose the little supply lhis trade procures them, by 
betraying the places where they arc found : and indeed it 
appears that it would be difficult, as they must depend 
much on chance, otherwise they would be more common. 

These valuable specimens were lent me by Robert Fergu- 
son and T. Allan, esqrs., whose cabinets they enrich. The 
weight of the upper specimen is Jib. lloz. 6d\vl. that of 
Ike lower one, Soz. 2dwt. Spec- Grav. 2'GjO to 2*759, 
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TAB. CCCCXXII. 

FERRUM sulphureum. 

Sulphuret of Iron, Pyrites 

Div. 1, Crystallized. 



Pyiutmsj si> called from the facility with which sparks 
may be stricken from it 3 is very universal in this and all 
parts of the world; consequently, we are not surprised to 
find numerous varieties. Some, however, claim more par- 
ticularly our attention, because they deviate from the more 
common order or appearance, even so as to become curious 
to the experienced, and much more so to the novice; and 
as they are more or less to be traced by orderly and beau- 
tiful gradations, they are the more necessary to be observed, 
being very instructive, and clearing our way to comprehend 
those varieties that would otherwise be difficult, I am ob- 
liged to His Grace the Duke of Bedford for the upper speci- 
men, who with great liberality presented me w ith a valuable 
box of specimens from his mines at Tavistock in Devon- 
shire, where there are most beautiful specimens of this 
substance found in great variety. The middle specimen is 
from some part of Cornwall, and was in Mr. Day's col- 
lection. The lower specimen is from Tavistock. 

It is admirable to see, if we trace these crystals from the 
primitive cube, that the twelve edges are alternately be- 
villed as it were, making two hexangular faces on the op- 
posite sides of each original cubic face, and in the w hole 
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eighteen faces. These hcxangular faces, were they deeper, 
so as to efface the square or paraUelogramic faces, would 
become twelve pentagonal faces. See the figure. Thus is 
produced the dodccaedrou with pentagonal faces. The al- 
ternate striae on these facets appear to indicate the arrange- 
ment of the minute cubic molecules; and as they aggregate 
to form larger figure?, fro in the occurrence of particular 
circumstances, they are either formed into very perfect 
cubes, or more striated, or deviating towards tbe pentagonal 
dodecaedron, in which many gradations occur. 



TAB. CCCCXXIII. 

Tins form seems to belong to the cuho-pentagonal dode- 
caedron, and the substance is rarely found not to partake 
somewhat of the modification that indicates it. See the last 
plate. The upper jignre in this plate has the edges of those 
faces as much obliterated by rounding as any I have seen, 
and is nearly a congeries of minute striated cubes, some of 
which are tolerably distinct about it. It is from Cornwall- 
Crystals of this substance are occasionally found at different 
places, detached, and are llattish like the middle fgure^ 
or square and somewhat grouped like the right hand figure^ 
or solitary and very regular like the other figure. Rounder 
specimens are not unfrequcnt, in which numerous oilier Ji- 
guros arc formed into a round bundle, either octaedrons, 
cubes, or cubo-oetaedrons, &c. ; but that seems to depend 
upon some other laws, and is as it were a pile of crystals. 
There are also some that are formed in plates, not much 
unlike Sulphate of Barytes or Gaivk of the miners. See 
tab. 06. 
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tab, ccccxxiv. 

FEU U l : M snlphun uiiK 

V \ij rite \y in Sept aria. 

Dw, 2. Amorphous. 



r 1 1 

I in. opening of the tunnel at Highgate has been a source 
of much information to tin- metropolis, with regard to ex- 
1 raucous tbssils more particularly, and will extend informa- 
tion much more than could have been expected. 

In many respects the hill resembles the clills of Shepey 
in soil and contents, 'The upper soil is loamy for a few 
yards, and below is a dark clay. There are septaria in the 
inner part of the more ochraceous clayey loam, which par- 
take of the ochraceo us appearance, and others which are 
more abundant, and lay more or less level with each other in 
rows in the dark clay ; the most compressed and regular 
ones uppermost. They vary in size, from that of a small 
round tennis-ball to two or th;ee feet in length and breadth, 
often nearly one foot in thickness. Those in the dark clay 
are more indurated than those in the stratum above ; the 
divisions or septa darker, in general varying from yellowish 
to bright reddish btoWlt*. The Tali vary, but are mostly of 
a darkish gt&y or brown colour, lighter when dry. The 
open parts of the divisions frequently contain water, nearly 
resembling rain water; they are rather remarkable for con- 
taining imlUenminately in their structure many shells of 
different species, and some, 1 believ^ new to us at present : 
some that belong to distant climates, and some very rarely 
found at Shepey, Hordwcll Cliffs, &c. These are also more 
or less dispersed in the dark clay. Remains of various 
fishes, crabs, teeth , &c, are also mingled occasionally in 
the ludi, and, ftke those from Shepey, they have the stellated 
Sulphate of Barytes (see tabs, 172 and U3 3 ) upon some of 
them, but very rarely. 



* ArgUUfcrmii Marlit?, Kfrm< 1. 09. 
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Although these septaria abound more or less in all clay 
piis, wells, &c, in and about London, as well as other clay 
soils, they have, from the novelty of a tunnel, been ardently 
gathered by all sorts of people, and claimed extraordinary 
attention. 

The rarest of the Septaria, according to Sir John Hill, is 
the Pyrtteria, by which appellation he calls those Septaria 
or his Sceomia that are divided by Pyrites or Sulphuret of 
Iron- I have therefore figured a fragment of one, found 
about the middle of the tunnel, about 90 feet from the sur- 
face, as an example in this work. It is not only divided 
by the neat brilliant septa of Sulphuret of Iron, but that 
is again divided by a portion of Carbonate of Lime, and 
it also happens to have a transverse section of a shell, 
and a specimen of Murex [Trapezium? upon it ; (see Linn* 
Syst. ed, 13. p. 3552 and 3553. Humph'. 29. fg. G. is per- 
haps the best figure,) a shell not uncommonly found in the 
East Indian ocean and at Amboyna : but there seems much 
confusion in the description and references, and the foreign 
shell has a plicated column, which the High gate one has 
not; — but more of this in its proper place, if I should treat 
of the other Highgate shells. 

The many varieties of Septaria mentioned by Hill are 
superfluous, being about 30 : the above descriptions, with 
our figures tab. 61> and the Septarium of Quartz, tab. 207, 
will nearly include all. The former often contain remains 
of wood in various slates of decomposition, perforated by 
the Teredo navalis, Linn* partly like the upper Jigitre t 
tab. ^00. This terrible animal is said to have been im- 
ported from India ! 

The common Septaria are used as stucco for ornaments 
on houses, out-door walls, &c, and is called Parker's ce- 
ment, (at which 1 hinted in the description of tab. 14.) 
when prepared by bating ; ami, if well prepared, is very 
durable. 

The finding a species of resinous Bitumen at Highgate 
is a curious circumstance; it has been found attached 
to these Septaria. I shall not fail to insert a further ac- 
count of this substance, as another feature in the British 
catalogue, 
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TAB, CCCCXXV. 

CALX sulphata. 

Sulphate of Lime — Gypsum, 

Div. 1. Crystallized, Vox. Lenticular. 



SnoTovEit I Jill in Oxfordshire in particular, and all si* 
milar formations where soft Marie and Limestone predo- 
minate, also the more clayey formations resembling those of 
Shepey 5 Brentford, and even Highgate (which has been 
exposed by digging the Archway), present the crystallized 
varieties <tf Selenite in abundance, and show occasionally 
specimens that lead to the more solid and fibrous varieties. 

The upper specimen is from Oxford, and shows how the 
crystals cross each other, which they often do, and are 
heaped in bundles more or less crowded and confused* 
These crystals are frequently very large, in some places 
from six to ten inches in d ia meter. The next specimen is 
I nun Highgate: \\ also shows the nature of the arrow- 
headed mackle commonly catted French Gypsum, which 
is sometimes found very distinct and large. The coloured 
face gives the shape as if done on purpose to explain it. 
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The lower specimen, from Oxfordshire, is destitute of 
all the lateral faces, or nearly so : perhaps it may scarcely 
ever be found without some vestige of those that are shown 
coloured in the Highgate specimen. 

This formation sometimes finishes the congeries of veins 
in Marie ; see the lowest specimen, from Purbeck, the sides 
of which resemble the striated Gypsum; see tabs. 335 
and 336. 
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TAB. CCCCXXVI. 
CALX carbon at a fefrifera. 



0 unto \ atf: of Lime in irntieular rounding crystals has 
long since been shown in tabs. and 03, and the many 
varieties otherwise rounding, either crystallized as those of 
tabs* 4 18, 419, and 420, or in rounded grains, or globose, 
but not apparently depending upon the laws of crystalliza- 
tion, as in tabs. 8, 38, and 384. The present variety, 
consisting of granules formed by an assemblage of crystals, 
seems to be peculiar to the Coal formation, and remarkable 
for having long escaped the notice of mineralogists- 1 
have it as small nearly as Kef ton-stone, in Coal from South 
Wales; and when the mass contains a hollow, as it some- 
times docs, we see the surface of the grains, and discover 
them to be Utile groups of nearly lenticular crystals, more 
or less mingled with Oxide of Iron, and almost every side 
covered with the Coal, or seemingly cemented by it : they 
are rather ovate than rounded (otherwise they would com- 
pare with Sulphate of Binies, tab. 96); but sometimes 
compress each other a little, forming flatfish faces where 
they meet, often having a brassy iridescence, giving them 
a metallic appearance, It is rather curious thai they should 
form a stratum in Ihe midst of a thick stratum of Coal in 
the neighbourhood of Dudley in Staffordshire, where they 
are called Brazils or Brasses by the miners. They lay in a 
nearly regular series, of three or four inches in thickness, 

1 have a specimen four feet long and two feet wide, with 
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these regularly passing from one end to the other. The 
miners consider their presence as a sign of good Coal. 
They bring blocks up from the pits to make posts with, 
and find them very durable. Pyrites is sometimes near 
them : but the specimen I have, which had been out of 
the ground some years seems not likely to decay. It 
should seem from the lower figure of tab* 105, that in cer- 
tain cases the Sulphurct of Iron keeps together, and in 
others it effloresces, and is used in the manufacture of 
common vitriol. 

Coals have most of the varieties of Sulphuret of Iron, 
l>otli of crystallization and durability. Mr. Farey seems 
to understand the durable sort to be the Brazils, and the 
other the Brasses of some of the miners. See Farey 's Der- 
byshire Index, &c— I do not know of these but as miners' 
terms. 

This sort of Oolithus (or Pea-stone as some would call it,) 
demanded illustration somewhere, and may lead to some 
useful theory. 
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TAB. CCCCXXVII. 



CALX carbonata. 
Arborescent Carbonate of Lime. 



D'w. 2. Imitative 



The peculiar appearance of these specimens of Carbonate 
of Lime, from ALstone Moor in the county of Durham, is 
particularly interesting. Specimens were in Mr. Day's 
collection ; nut I I have received large ones from the late 
Hon. Charles Greville. My worthy friend Philip Rash- 
leigh, esq. considered it as representing feathers: see his 
plait 25, f. 2. The rather pinnate appearance certainly 
gives it an apt resemblance; but it is frequently more ar- 
borescent, yet tlathsh ; something like (lie Juniper. It is 
rather peculiar to itself, and requires to be seen to be un- 
derstood : the figure, however, will give a tolerable idea of 
it ; and it cannot fail to be recognized from the singularity 
of its structure, although it varies a little. The lower parts 
are crystallized in a sort uf spicuhe, not unaptly resembling 
a barley-corn, but somewhat triangular ; sometimes smaller, 
sometimes laVger ; the larger ones covered laterally with 
evidently three-sided pyramids a little rounded; such as 
these more or less flattened, grouping, spreading and inos- 
culating, produce the shrub-like form; and often, from 
the lower part spreading least and the upper part most, 
produce a sort of Gothic arch. The top of the shrub, as 
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it were, is surmounted by a new series more or less eon- 
fusedj but depending upon a similar structure. It is found 
in large masses of afoot or more in diameter and six or 
eig-ht inches high. 

These elegancies of Nature may be very instructive in 
decorative architecture, and produce some originality ; as 
it must be owned that, however high the present age stands 
in that science, it is more borrowed from our ancestors' bor- 
rowings than from Nature herself. 
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TAB. CCCCXXVIIL 

BARYTES sulphata. 
Sulphate of Barytes, 



Div. 2. Imitative. 



I have received this as a Derbyshire production, from 
my lute friend Mr, Martyr and from Mr. White Watson 
of liakewell, &c. Its peculiar structure requires that it 
should not go unnoticed . That they have been parts of 
veins is very evident ; and the manner of the crystals shooting 
(if I may so term it) into a loose matter, accounts for the 
arborescent ramifications ; and they seem to pass from either 
side more or less freely, according to the opposition they 
meet with. 

The upper specimen appears to ramify from the two op* 
posile sides, and nearly meet ; but a concrete hardish earthy 
Oxide of Iron interposes, at which they seem to recoil* 
The upper port of this specimen lias a more porous and 
mixed Oxide of Iron amtin^ die i^uipie, which has the 
appearance oflava ; but I presume is not* The loiver spe- 
cimen is part of a narrow vein with smaller ramifications, 
which, relieved by the loose darkish earthy Oxide of Iron, 
Sec* has a pretty appearance. 
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TAB. CCCCXXIX. 



1 ins specimen lias so much the appearance of moss, that 
it is very likely to be taken for a moss covered with or re- 
placed by Carbonate of Lime, like plate 346 : but is really 
crystals of Sulphate of Barytes, mostly of the primitive 
form, piled like foliage, sometimes a little rounded, and as 
it were accidentally disposed in more or less regular 
branches, and may be compared to the quadrangular im- 
brication of Erica vulgaris, the Common Heath. Eng. Bol. 
tab* J0J3, especially when bushy and before flowering, 
and is found in rather dense masses like it. I find AVood- 
ward had a similar comparison, but have not the work to 
quote. 

This substance affords much variety. Perhaps this with 
what has been already done will be sufficient examples in 
this work, except the remainder of the modifications of its 
crystals in one plate. 

It was of consequence to have such a specimen as this, to 
instruct us not too freely to take these resemblances for pe- 
trifactions, u e. organized bodies, whether animal or vege- 
table, wholly or in part displaced by stony substances. 
The knowledge of crystallization shows that the form de- 
pends upon the aggregate of crystals accumulating in pe- 
culiar order. 
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TAB. CCCCXX\\ 

S I L E X quartzum, 
Coloured or Amethystine Quartz. Amethyst. 



Dhh l . Crystallized. 



Few would have thought that the Amethyst, so long well 
known as a precious stone, was Quartz or Rock-crystal co- 
loured by Manganese, 

It is occasionally found where other Quartz is found, 
but is more peculiar to some places. Those used by the 
lapidaries are generally from abroad, and are often brought 
in small polished pieces. Of ours, the upper specimen is 
from North Wales, and ike lower one from Cornwall. 
Fine Quartz of any colour has always been esteemed and 
Used in jewellery, and its hardness makes it wear well. 
The yellow when set is often valued as Topaz; and al- 
though Topaz is hard enough to strateh it, yet, as it is not 
so fissile or so ready to split, may sometimes give it a su- 
periority ; and it is a free cutting stone to the lapidaries, 
being less liable to interrupt their operation and polish- 
ing, in which the grain, as they call it, must be attended 
to. I have before said that they are called St. David's 
and St. Patricks, or Welsh and Irish Diamonds, and 
accordingly line ones have lately become as fashion- 
able as the better Bristol stones used to be formerly; and 
they frequently say, as a proof of tbeir near approach to 
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Diamond, that they will cut glass like it, to enhance their 
value : but Quartz will only scratch glass, and will not pro- 
duce a perfect separation in windows or plates of glass, like 
the Diamond. The colour of Amethystine Qu irtz is sup- 
posed to depend upon an Oxide of Manganese, as the 
yellow and ochraceous ones do upon Oxide of Iron. 

Large and well-coloured specimens fetch a high price, 
even uncut and in their natural state, according to their 
richness and beauty. 

Lord Compton found primitive Quartz, like tab. 4 J, in 
coloured Flint in a gravel pit near Cambridge, last year, 
(1810) ; and Miss Codrington, about the same time, at Last- 
bourne in Kent. Haiiy, in his Tableau Comparatif^ p. \o% 
says that it has been found in the environs of I^iege in 
small crystals, occupying the cavities of Gray Quartz; 
probably like ours above-mentioned : but in April, this 
year, my persevering and kind friend W. Danby, esq. sent 
me a specimen in which the rhombs are relieved so as to 
show all sides, and are of the most transparent kind, per- 
haps unique. It is from Clifton Hill, near Bristol, where 
millions of specimens are gathered annually without rinding 
iitch* 
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TAB. CCCCXXXL 

FERRUM oxygenizatum. 
Botn/oidal Oxide of Iron. Haematites. 

D'w, 2. Imitative. 



Nothing but specimens or figures can give an idea of 
some of the works of creation ; and the form it are often 
entirely out of the reach of many, either from local rarity, 
expense, room, and many other reasons. Who indeed 
would have guessed, from the best or most elaborate de- 
scription, the absolute form of this Iron Ore, that bad not 
seen the like? I therefore consider the specimen, although 
a variety, as of some consequence ; and it is even geologi- 
cally instructive. That the rounding form is so usual is a 
subject to speculate upon ; and the manner of radiation in 
every llamatite, from the smallest. U* the largest, is un- 
doubtedly characteristic, as well as crystallization ; although 
perhaps somewhat inferior, as not being so distinctly un- 
derstood. Observation and experience will, however, by 
degrees, enable us to comprehend it as a leading character 
of some substances, in a specific way. 

The Pisolites, Oolites, &c, as they are sometimes called, 
are as yet but vaguely understood, and cause much con- 
fusion. It is therefore necessary that we should be guarded 
against deception in rounded forms, particularly as there 



is perhaps scarcely one substance that has not a variety 
partaking of it. 

Mr. Herbert is to be thanked for this specimen, who 
brought it from Dowrisend, near Bristol, and was so good 
as to present it to me in 1808. The green iridescence on 
ike left kwid upper corner t he observed, was beautifully 
striking in some specimens. 
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TAB. CCCCXXXIL 

CUPRUM sulpluiieum. 

Blistered Sulphuret of Copper* 

Div* 2. Imitative. 



This often very superb variety of Copper Pyrites occurred 
chiefly in Cook's Kitchen mine, and in other places in 
Cornwall. It may be said to occur of ah colours, viz*, 
yellow, red, and blue, in binary varieties, such as orange 
violet and green; also the ternaries, or all varieties of 
brown ; but this variety of colour is only superficial. Sul- 
phate of Copper is often found in solution in water, as I 
have elsewhere observed , and that it was said to be dis- 
covered by its precipitating on an Iron instrument or spade 
used in digging, as the solvent had a greater affinity for 
Iron than for Copper : thus there will be but little difficulty 
(as it may have been in a soluble state) in presuming these 
formations, at first sight so aptly resembling the bubbling 
of boiling metal by great heat, to have been formed or sub- 
sided from watery solutions : indeed the formations could 
not, when duly considered, have been otherwise : yet, 
prepossessed with common appearances, we should not 
think so; and the notice of it in this mannei is therefore 
the more necessary, and may perhaps be useful to attend to 
in forming conclusions regarding different substances. The 



54 



whole may be as variable inside and in its component parts 
as it is in colour outwardly; but commonly consists of 
Copper in the greatest proportion, Sulphur next, and Iron 
least. Sometimes Gray Sulpha ret of Copper in hexaedral 
crystals or spiculae surmounts the bubbles, or is found 
among them. The somewhat brassy appearance on being 
rubbed is in this %ure represented by aurum mnsivum, a 
preparation of Tin with Sulphur. Mr. John Davey has 
made the Ixst I have seen, and expects to improve on the 
certainty of producing it in perfection, which is rather 
difficult. 
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TAB. CCCCXXXIIL 

ARC ILL A hydrata. 
HydrargUUle* 

Class 2. Earths, Oder. 2. Homogeneous. 

Gen. I. Argilla. Spec. Hydrata, 

Dw. 2. Imitative. 



In tabs. 134 and 142 I have shown this substance as from 
Devonshire and Cornwall, nor was it then supposed to ex- 
ist elsewhere. I hare, however, been favoured with ex- 
traordinary specimens by S. Wright, esq. of Dublin, found 
On Spring Hill near Tracton Abbey, about ten miles S. E. 
of Dublin, when digging a foundation for a building. 
The upper figure is part of a large, apparently separate, bo- 
tryoidal fragment, of which the radii are three quarters of 
an inch long, and greener than I had before seen; and 
where it has been brokeuand exposed, passes from an ochrey 
yellow to a black. The left hand mass is somewhat crowded 
together, resembling dark haematites, with a veiu of the 
lighter sort passing in an elegant curve through it. There 
is also a somewhat stalactitical specimen : See the right 
hand Jigure. Below this, there are a few coalesced sphe- 
rical forms with dark shining radii. Some of the external 
parts of the above exhibit ends of the crystals, giving it 
some resemblance to the Sulphate of Barytes figured in 
tab, 96, and not unaptly resembling Prehnite, tab. 191, 
but the crystals certainly being of the same form with 
those in tab, 134. 
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It is rather singular tint this substance was not found 
many years ago, when it might have been confounded with 
Prehntie; but I do not know that it Ins even entered any 
cabinet umler that tilb, nor has the Irish variety even been 
called a Zeolite as that from Devonshire was. Dr. Fetton 
observes that the best specimen he has seen, {procured f rom 
the Rev. Mr. Hiiicks of the Cork Institution,) has diedral 
terminations on the external surface ; and the Spec, Grav* 
of the purest part was g*54. 

T/te figure at the back is from a specimen presented to 
me by Miss E. II ill, whose ardent d- sire to prove the fame 
of the first discovery of this mineral to be due to her bro- 
ther, the late Mr. John Hill, has prompted her to use 
every endeavour to show it. He discovered it some lime 
before the year 1785 : see my short Catalogue of* Minerals, 
p, 23. This is a magnificent specimen, and may be com- 
pared to the sun. The radii are an inch and a quarter in 
length; of course the circle is two inches and a half in 
diameter, and nearly eight inches in circumference, being 
wonderfully regular, and the largest ever seen : the smaller 
contiguous circles may be compared to planets ; and their 
satellites , and those near the disk may be considered as 
analogous to comets, appearing to borrow their light from 
touching its rays; and they lay so curiously oblique as to 
show their radii, diverging chiefly in a lateral direction. 
The opposite side of this specimen has very small hemi- 
spheres, of a waxy appearance, semitransparcnt, and green- 
ish, nearly smooth, less than a common pinVhead, and on 
a sable ground. 

It is not a little extraordinary that this substance seems 
not to have fallen into the hands of any of the continental 
writers. It has, howe ver, been found in Spain ; but the 
specimens are destitute of Fluoric Acid, of ^liich the Bri- 
tish has a trace. 
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TAB. CCCCXXXIV. 
Ilt/drargillite. 



Dr. Tuhtox sonic time ago gave me a specimen from the 
Barnstaple Quarry, that had rough balls which were much 
relieved and of peculiar specific lightness; externally re- 
sembling Rotten-stone, but harsher, though easily rubbed 
off, and soiling the fingers. The upper specimens here 
figured Mere from Miss Hill, and are not compressed, as is 
most usual, but nearly spherical and almost detached, 
having formed in a hollow in the Schist; and it may be 
possible that the decomposing specimen figured 072 the left 
hand has rested in such a cavity, being a iiattish congeries 
of spheres, rather more solid on the under side. The four 
middle ones were wholly detached* These all show the 
Blown Oxide of Iron about them. 

The lotuer left hand jigure has some segments that have 
become nearly opaque and whitish, scarcely showing the 
radii, but. retaining something of the concentric stains in a 
circular manner, which are not so distinct when the fresh 
lustre is remaining. They lie in a very irregular mass, 
probably of the same substance as the rock, but in such a 
state of decomposition as somewhat to resemble the running 
cinder of volcanic Basalt or Trap. 

Miss Hill also sent me some Spicule on small and thin 
schistose fragments, that were gathered from a soft common 
clay-like Shale. They are dull, and easily spoiled by touch- 
ing : in some the fibres are arranged in all directions, as if 
separated by decomposition and fallen into irregular masses* 

VOL. V, II 



The Schist Rock in which these are found is> I presume, 
nearly the same us the Irish, a dark flinty Schist (Kiesel 
schieffer of some), and is remarkable for dividing neatly, 
not only into broad lamin&, but often into columnar pieces 
mostly rhomboidal, partly resembling some Coal. The 
Ilydrargillite filling the external parts appears to be liable 
to decomposition. — I understand there is good Slate quarried 
at the place. 

I should not forget to mention a muss of fragments of the 
rock, lying extremely irregularly, with crystallized but 
rusty Ilydrargillite about the size of a pen, scattered among 
and holding them together, which I received with these. 




fiss 

ft 



59 



TAB. CCCCXXXV. 

C A 1/ X carbon at a* 

Carbonate of Lime. 

D r. ], Ci-ysliuii/.fti. Far. Inverse rhomb* 

Bourmm I'raite dc JWincralogic, p. 34. t. 10. f. 152, 



I know of no one who notices tins form or crystallization 
excepting the Count de Botirnon, who, in his work of great 
labour, observes that Sir John St. Aubyn's valuable col- 
lection possesses it. Its peculiarity made me think it of too 
much consequence to be passed over here. It should ap- 
pear no less so, when we find 1 1 la I the crystals are formed 
in the division of a septan nm. They are a little founding 
in (he general outline, so that the angles cannot be posi- 
tively measured ; but such as are conversant in crystallized 
Carbonate of Lime immediately recognise 1lie inverse mo- 
dification, more or less elongated by a continual aggrega- 
tion upon one of the faces, so as to form a four-sided co- 
lumn *5 and it seems that this crystallization took place 
While it was yet in a sofiish state, as they become as it were 
curved from weakness. 

The terminal faces of the crystals are often rounded ; 

* The perfect rhomb of tins modification fa not vpry rare : I have it from 
(hp same place* The crystals are, however, fixed in general upon one of 
the points. 

it 2 
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sometimes the longer diagonal being the most elevated, and 
sometimes the shorter. They have a waxy and peculiarly 
shining hist re, and are from nearly white to a yellowish and 
greenish colour. The Tali of which they become Septe 
are irregular, and composed of dark gray Marie coated 
with Brown Carbonate of Lime, and occasionally holding 
shells. The upper specimen shows part of three spires, — of 
which I shall speak in my Extraneous Fossils. 

The specimens were presented to me by Miss Codrington : 
they were collected by her upon the Beach at W eymouth. 
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TAB. CCCCXXXVL 

CALX carbon ata, 
Carbonate of Lime. 

Div. 1 , Crystallized. 



So early as tab. 20 T introduced to observation the primi- 
tive variety of Carbonate of Lime with the ^ginning of 
the metastatic bevillings, (if 1 may so term thcim to make 
them familiar,) and the rounding faces leading to the eqiri- 
axe, or those rounding faces which replace the terminal 
edges. It will now be convenient to refer to them to under- 
stand the present crystals, the faces of which are so enlarged 
as to become more difficult for the beginner to comprehend. 
The figure is from a large and rare specimen, brought 
among others long since from Dufton in Westmoreland. 
So large a crystal without modifications has, perhaps, never 
been observed*. This, like the above-mentioned much 
smaller specimens, lias t lie rounding equiaxc so extravagant 
as to disguise it, and the other faces also much broader, 
and even additional truncations on the lateral edges. An- 
other circumstance which gives it a more remarkable ap- 
pearance is, that the superimposed nuclei which form the 
rounding faces have extended them, so as to occupy the parts 
of the rhomb between the apex and longer diagonals, form- 
ing a considerable elevation ; and this has happened in 
several specimens, — see the right hand geometrical figure. 
The whole seems a trio composed of a rhomb and two 
equiaxed crystals regularly coalesced. The upper spe- 
cimen, however, has a targe rounding equiaxed crystal on 

* Since my first figure, tab. 3, I have got more sizeable specimens* 



the upper obtuse? end, and on the lower termination a smaller 
one, with nearly the proper flatter faces. The faces on 
which the equiaxerl crystal terminates, are joined to it 
curiously by three sides of a prism, irregularly and rag- 
gedly rounding, placed upon the diagonal above mentioned* 
The outline is naturally confused* but I hope will be under- 
stood, as it is a curious instance of the regularity attending 
crystallization, however irregular it at first appears. 



TAB. CCCCXXXVII. 

Xiie last plafe showed the coalesced crystals yet distinctly 
marked with the remains of the usual column of Carbonate 
of Lime. The present specimen, not having this column 
on the diagonals of the rhomboidal faces, but at their acute 
angles, has so different an appearance, that it would he 
.scarcely recognisable but to the more experienced* This 
specimen has rounding faces on all the edges ; but on the 
terminal ones they are, as in the last, much the broadest; 
but they do not extend over the primitive faces, which are 
still distinct in the centre of each of ihe six sides, forming 
more or less of an elongated rhomboid. We may here 
count, thirty -six faces. The obtuse rounding ones passing 
round the six edges of the crystal, unite as it Mere two into 
one; and each is crossed by the outline of the primitive 
rhomb. The acute corner faces belonging to the column 
have signs of the faces that round a little in tab. 306. The 
whole is somewhat elongated, and accompanied by other 
irregular ones ; and we cannot always see them in the best 
position to show the axis as might be desirable, and as in 
the outline below. There are a series of these crystals; but 
an attention to these two will probably make them less dif- 
ficult to comprehend when wc light on them. 
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TAB. CCCCX XXVIII. 

CALX carbonata. 
Carbonate of Lime. 

Dw, L Crystallized. Far, In hcxaedral plates, 

Bournon Traite, p. 14. tab. 4. fig;. 52. 

Car box ate of Lime of this form is of very rare occur- 
rence; nor do I know of it from anyplace but Dinas 
MouJdy in Merionethshire. Although it is nearly allied in 
form to tab. 198, yet they have the more general appear- 
ance of mere hexaedral plates, and if green (hey would not 
be much unlike the Arserriateof Copper, tab. 36; but that 
has inclined edges, as explained in that figure. The present 
lias the six sides of the column as in iaks. 305 and 306, but 
extremely short, and the truncated ends are alternately be- 
villed, and the bevilling is nearly the same as the equiaxe 
modification. Although a dull specimen, yet some crystals 
have an iridescence about them. The ganguc is a mixed 
Carbonate of Lime with Pearl-spar and some small crystals 
of Quartz and Gahena. 

This specimen was lon£ a favourite of Mr, Day's. 
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TAB. CCCCXXXIX. 

S I L E X quartzum. 
Decomposing Flint, 

Class 2. Earths. OnU 1. Homogeneous. 

Gen. 4< Silex. Spec. 1. Quartz, 

Div. 3. Amorphous* 



This decomposing state of Flint very much resembles, and 
is probably the same as. Quartz jwctique of Haiiy, the 
Schwlmmstein of Werner, and the Floatplane of Jameson^ 
said to be found only at St. Omer, near Paris. The spe- 
cimens that I have seen in the intermediate state from thence 
are more approaching' to Hornstonc or Jasper, of a yello w- 
ish or reddish tinge as also of the grayer tinges. This soft 
state is not common, although far from so rare as might l>c 
expected. The outsider and even insides of Flints in Chalk 
are sometimes of the same nature, and pass more or less 
gradually into Chalk, or vice versa ; and this lias given rise 
to the idea of the earths passing into each other even ch cm i* 
cally. 

The present specimen is from near the surface of (he dark 
clay commonly called Blue Clay on the north side of nigh- 
gate-lull, and was found with many others in a remarkable 
and curious situation, vi% n adhering to the outside of home 
of the Septaria. Scarcely one Flint besides has been found 
in the same dark clay : and geologists consider Flints, 
especially Pebbles or tuberose Flints^ as not belonging to it, 

VOL. V. I 
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Their being attached to some of the Septaria, which arc so 
common without them, makes them the more extraordinary* 
At the same time shells arc attached to this Float-stone, fre- 
quently oyster-shells, which I have not met with in other 
parts of the Clay, and those contorted or adapted to the 
shape of the stone., and having merely the ed^cs and hinge 
a lillle proliferating, so that the stone itself is part of the 
animal's case towards the middle. The shell might, if it did 
not seem too nearly allied to Ostrea edulis, be called perfo- 
rata or parasitica. I have had soft flint pebbles from a well 
dug in Richmond park, that were apparently found loose 
among the same kind of clay. They all incline to the com- 
mon gray appearance of pebbles ; see plate 88, lower left 
hand figure \ — being very soft, the coat differing but little 
as to colour, sometimes it is a little paler, and it is less shining. 
They all feel light in the hand *, and differ according to the 
quantity of the softened or decomposed part. These of High- 
gate are, however, more largely conspicuous, and were ob* 
served by my attentive friend 15. G. Snow, esq. who lias so 
kindly assisted me with specimens to elucidate the natural 
history of the mineral productions of that little but remark- 
able hil!, the productions of which will be a memorial of it 
io future generations, when otherwise it might have been 
forgotten. 

These stones have evident marks upon them of having 
been rolled. — Besides the specimen with an oyster-shell 
attached, I have one with a sharp impression of an Echi- 
nus' spine. 

i I think, however, that they absorb the water ton quickly to deserve 
the name of Floni -stone, 
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TAB, CCCCXL. 

ANTIMONIUM oxygenizatum. 
Oxide of Antimony. 

Class 3, Metals, Ord, 2. Homogeneous, 

Gen. Antimony. Spec. Peroxide of 
Sny, Antimoriial Ochre. Kirwan 2. 252. 

Oxide d'antimoine el de plomb combine avec 
l'acide muriatique, De Born CataL 2. 149? 
Antimoinc oxyde epigene. llauy TahL 113 
et 298. 



Among other specimens in the valuable mineral collection 
of Mr. Day, Mas the present, from Endellion Mine in 
Cornwall, It is a rare mineral, and is also found at 
B rand sdorf near Freyberg in Hungary, 1 have not hitherto 
seen crystallized British specimens, nor do I suppose any 
were ever found. Ours is produced apparently by the 
gradual decomposition of the Sulphuret ; and, where near- 
est to if, partakes of the fibrous form, and thence passes to 
somewhat flaky, and finally earthy; and is also softer in 
proportion as it is further from the gray ore. Sometimes 
it forms lamina 1 in the cracks or divisions of the gray ore. 
It is of a light or deeper yellow in proportion to its degree 
of purity. The specimen has Quartz about it, both opaque 
and transparent. 

This Oxide, which is the Peroxide, is difficultly fusible; 
but upon Charcoal with the blowpipe it gives out a white 
smoke and is volatilized, leaving a globule of Lead with 
the oxide of which it was coloured. It froths with Borax, 
and partly resumes the gray metallic cast. 
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TAB. CCCCXLL 

C A L X carbonata. 
Crystallized Carbonate of Lime. 



Syn. Chaux carbonatee a cassure bundle use, 27 mz 
modification. Bournon, Traitc dc JMlncralogk, 
ii. 50, 



After having figured the modifications at tab* 436, I 
w;is highly pleased at ti ruling this singular specimen from 
the same neighbourhood, in tlie collection of the Count de 
Bournon, who so readily lends his assistance to the ad- 
vancement, of a science in which he eminently excels. I 
have specimens of the equiaxed modification accumulated 
in parcels forming the metastatic: this present is an accu- 
mulation of crystals of (lie hwufy-seventh modification of 
the Count dc Bournon's work, also forming a compressed 
metastatic crystal Avith two of its opposite faces, very broad, 
and is curiously surmounted with one, and covered with 
more crystals which are nearly simple dodecaedrons (being 
two obtuse six-sided pyramids joined base to base) passing 
to those distinctly divided by, or forming the apexes to, 
six-sided prisms or columns longest at the middle of the 
specimen. I have represented the dodecaedrou in the left 
hand Jigure; and the other figure shows these faces in con- 
junction with faces nearly approaching the metastatic or 
thirty-sixth modification of the Count dc Bournon; and it 
vol, r. t 
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may be observed that the series of obtuse dodecae'drom 
begins with the twenty-fourth, and continuing eleven mo- 
difications ends at the thirty-fifth, which is here shown 
in conjunction with the twenty- seventh, upon the primitive 
rhomb, 

The present specimen is admirably instructive in a geoi 
logical point of view, as the same neighbourhood produces 
many similar varieties of these specimens, and shows that 
certain modes of crystallization are somewhat local*, 
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TAB. CCCCXLII. 

CALX carbonata. 
Crystallized Carbonate of Limt. 



Tn\$ crystal is from the same county as tab. 436, and is 
terminated by one of the dodecaedral modifications of Count 
de Bournon. It is remarkable for being nearly halved 
by two adjoining faces of the metastatic modification being 
very deeply cut. Thus we find that the crystals of Car- 
bonate of Lime not only have many modifications, but they 
are so placed, and more or less enlarged, as to be much 
disguised, and even exhibit mere lialvcs of a modification^ 
the four faces of the pyramid being two of them perfect, 
and the other two only equal to a third, form a quarter 
of a dodecaedron or half the six-sided pyramid. 
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TAB. CCCCXLIIL 

CALX carbonata ferrifera. 
Bronzed Pearlspar* 



Since I published the Pearlspar, (tab. 19) this substance 
seems somewhat better known ; and it appears accord ing 
to «some authors j that Mr. Bergman considered Manganese 
as a component part instead of Magnesia. J believe, how- 
ever, that the former may sometimes accidentally enter 
into the combination, although 1 think it is in a great mea- 
sure beholden to the Magnesia fur its pearly and often 
metallic lustre, and to the degree of oxygenization of the 
Iron it contains for its colour; and it may be proper here 
to observe, that most of the lenticular crystals of what is 
commonly called Spathose Iron Ore are very nearly re- 
lated to it in these peculiarities. 

The rich bronzed appearance of this specimen, and the 
curvature of the crystals being nearly in the last state, 
tempted me to figure it as another lesson on the curvature 
of crystals: tab. 423 showing a curvature of the cube, 
this a curvature of the rhomb, the lateral angles of which 
being alternately curved, make a strange figure: see the 
lower outlines. The right hand fgurc shows the complete 
crystal, but little more than half is formed in the groups 
upon the specimen. The middle crystal shows the six 
lateral angles lengthened out in a front view, with the rhomb 
ai a nucleus to show its place. The left hand Jigure (almost 



the extreme of tins mode of curvature) is from another 
specimen. I have a specimen where these are combined 
in threes and fours, and almost plumose in appearance* 
These crystals are whiter within, and therefore show their 
relation to Magnesian Carbonate of Lime; and [ have some 
from Tavistock by favour of my ingenious friend Mr. John 
Taylor* (hat have a very golden hue and metallic lustre, — 
The difference of the aggregation of the nuclei, &c. to 
form the crystals, may depend upon the quick or slow 
evaporation of the menstruum in which they formed, de- 
pending upon the temperature. 

The description and figures of tab. 19, I found from 
examining more perfect specimens are incorrect, being 
taken from views of only parts of crystals. 
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TAIL CCCCXLIV. 

STRONTI A sulphata. 

Sulphate of S front tan. 



It is not every where that opportunities offer of examining 
rocks, but geology will be much facilitated by the know* 
ledge of such as are most minutely explored, while others 
are only partially so. Thus, the Carbonate of Strontian 
was first discovered at Strontian in Scotland, by examining 
the rock tor metals ; and afterwards Sulphate of Strontian 
was discovered near Bristol in roeks exposed tor other pur- 
poses, and now continuing to be useful. The continued 
researches cause a variety of discoveries ; — and while the 
general substance of the rock is known*, the contents of 
other rocks not yet examined may, in a great measure, be 
presumed. Thus my highly esteemed and ingenious friend 
Dr. Murray of llarrowgate, in company with Sir Thomas 
SKugsby, bart., discovered Sulphate of Strontian similar 
to that of Bristol, on the banks of the river Nitld, near 
Knaresborough, in an apparently similar rock; and our 
diligent President of the Geological Society met with Sul- 
phate of Barytes about fourteen miles to the eastward, in 
apparently the same kind of rock as the Sulphate of Stron- 
tian from A list passage near Bristol. It is thus that the 
same deposit or formation of rock may be known by a 

* This rock, generally speaking, is understood to be the Red Sand forma- 
tion holding Gjcttniflij sometimes nearly similar in appearance: see fab. 23$* 
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similarity of substances. Sulphate of Barytes is sometimes 
found in the Bristol rocks, as my active friend W. Dauby, 
esq. and others, have sent me specimens accompanied with 
Galena and Blend : it may be presumed that the same may 
be found at Knaresborough ; and therefore while I am show- 
ing the productions of one place, those of another will bo 
inferred ; and if coincidence continue to help our inferences, 
it will become so absolute a certainty that no one will be at 
a loss to know the nature of a spot, even underground, 
and tell whether it is worth the expense of further exami- 
nation for treasures out of sight. 

The present specimen is an example of a sort of small 
nests of crystals of Sulphate of Strontian, spotting the rock 
in a remarkable manner, and also a red variety of Ccelestine, 
comparative, however, of the ccelestial regions when begin- 
ning or ending the day delightful ! These nests or druses, 
as some may call them, were found in excavating the canal, 
and are occasionally very fine, with somewhat larger cry- 
Mais in them. The present are chiefly as represented in the 
lower geometrical outline. 

Just as I was executing these, my good friend W. Dan- 
by, esq. sent me a specimen from near Knaresborough 
with elongated crystals, much resembling the Nut field 
Sulphate of Barytes, but of a pale blue colour and smaller. 
I add a figure of the form with the nucleus. 

Specimens of nearly while Sulphate of Strontian are found 
at Barry Island, South Wales, that have tables like the 
lower figure. My specimen was given me by Mr. Herbert 
of Bristol. It will lu* seen how the faces differ from the 
columnar to the tablet or table form by a slight attention to 
the outlines. 
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TAB. CCCCXLV. 

SILEX dissiliens, 
Laumonite. 

Class 2. Earths. Ord. I, Homogeneous. 

Gen. 4. Silex. Spec. 1G. Laumonite. 

Stn. Zeolitheefflorcscente ? Haiig Ttaiti, 4. 410. 
Laumonite. Haiiy TahL 49. 
Loraonit. W%r«&% 

Laumonite, Bournonin Trans, of Geo. Soc. 1.90, 



This substance is so well treated of in a memoir of the 
Count de [iouvwvAs in t fie Transact ions of the Geological 
Society, vol. !. p. 77 ? lltat I think it sufficient to take 
most of my description from it, while I do not deprive those 
that have an opportunity to indulge in reading the excellent 
original. It appears to have been formerly known as Ef- 
florescent Zeolite, but Werner termed it Lomonit, in 
honour of M. 0'illet de Laumont, to w hom we arc indebted 
for the Grst knowledge Oof it. The former name was given 
it in consequence of its disintegrating or falling into powder 
by exposure to the air. 

The Count determines the primitive crystal to be a tetra* 
cdral prism with rhombic bases, the sides meeting at 92° 
30' ant! 87° 30': the bases are inclined upon the edges of 
92° 30' so as to form with them angles of 55° and 125°: 
the height of the prism is to the edge of the terminal faces 
in the ratio of 8 to 7. It divides in a direction parallel to 
ull its planes, but more easily longitudinally than on it* 
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terminal surfaces : the longitudinal division takes place 
more easily on two of its opposite skies than on the two 
others. Integrant molecule a slightly rhomhoidal tetraedrat 
prism ; it is besides divisible parallel to i(s axis, and to the 
greater diagonal of its rhombic terminal planes. Fracture 
lamellar. Spec. Grav. taken with a piece but slightly 
changed by exposure, 22,34*. Hardness, when not changed, 
sufficient to cut glass with case. Electricity by friction, 
none. Reducible to a jelly by the action of acids* Fusible 
by the blowpipe without addition, with a slight ebullition, 
affording an opaque white enamel. Mostly disintegrating 
on exposure to a warm atmosphere, which may be partly 
prevented by gum or varnish, or by keeping in distilled 
water. Colourless and transparent when fresh, but in al- 
tering? becomes more opaque; shining and pearly on the 
longitudinal faces of the prism. 

Found mixed with ;i 1 miellar Carbonate of Lime, which 
is highly phosphorescent when heated, producing a bright 
orange light. 

Laumonite is almost always in a crystallized state. It 
was found at Huelgnet in Lower Brittany twenty years ago, 
by M. Gillet de Laumont, but the Count now rinds it to 
occur in other places. He has specimens from the Island 
of Feroo, also from the Venetian States : some coveting 
Prehnite, dull and pulverulent) from China. It occurs 
also with Slilbite and Analcimc at Fort Rush; in I he county 
of Antrim in Ireland : and the friendly Mr. R, Phillips, a 
few years since, brought fine specimens from Paisley in 
Renfrew shire ; thus it is found to be a British mineral, and 
these latter specimens are here figured by Mr. P's favour ; 
and I congratulate myself that my friends will be pleased 
that it is thus added to the British Catalogue, not (he first, 



* Water bring considered as 10,00, 



79 



and I presume not the last of many which have been, or 
will be added in the short space of time occupied by the 
publication of this work, I have figured outlines of the 
more remarkable groupes of crystals that occur upon the 
specimen. They are all primitive. 

The Count enumerates altogether ten modi Ileal ions and 
above thirty varieties; 



TAB, CCCCXLVL 
lied Laumonite. 

When I figured the red variety of Zeolite or Stilbite, I had 
these specimens by me (sent by Mr. G\ Don, then gar- 
dener at the Edinburgh Botanic Garden, found on his 
journey from Forfar). They seem to belong to the same rock, 
but their aspect did not allow me to class them as a variety. 
Since the able discrimination of Laumonite by the Count 
de Bournon, I am pleased to show this new variety as a 
British mineral, as a proof that we arc continually discover- 
ing substances in our own country that seemed to be only 
foreign productions. The present specimen does not so 
readily disintegrate as the foregoing, as it is not so com* 
pletely changed by exposure to the common air. It has, 
however, the same form of crystal, and agrees with it in 
other particulars, and is much coloured by the Red Oxide 
of Iron. The radiating structure is remarkable in these spe- 
cimens, and gives them the appearance of Stilbite, but they 
have not so rich a lustre. These specimens have the phos- 
phorescent Carbonate of Lime (see last page) about them 
which the foreign specimens have, which has also the dia- 
£omtl fracture. 
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TAB. CCCCXLViL 



Z1NCLJM car bona turn. 



Carbonate of Zinc. 



Class 3. Metals, 
Gen. 4. Zinc, 



Ord* I. Direct Combinations. 
Spec* L Carbonate. 




mineral before fomil either abroad or at home, and I feel 
somewhat pleased in considering it as fairly the pride of my 
country : — the most precious jewel is enhanced in value by 
partial considerations, especially when rare. It is entirely 
new, and was found this year (1811) in Rutland cave mine 
near Matlock. It is of a nature pretty readily expressed 
in figure, and particularly in colour, except the satiny il- 
linition, which is minutely distinct in the fibrous texture, 
to that it bids fair to be recognizable* These fibres are ex- 
tremely thin and tender, anil appear somewhat flattened 
and elongated crystals, somewhat analogous to the Red 
Oxide of Copper in fibrous octaedrons. The divaricating 
fasciculi form info hemispheres so delicately tinned with 
Carbonate of Copper, that they can only be imitated by 
using a combination of that metal as pointed out by Na- 
ture's own example. The small lighter green spots are 
probably of the same substance as the larger. The other 
dark green ones are merely Carbonate of Copper, the same 
as tab. 47, which is now outvied, although it was thought 
superb when first found, as is also the fine specimen 
{tab. 279) in the possession of Mr* Sheffield. 
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TAB. CCCCXLVIII. 

Z1NCUM ©jcygcnizatum (siliciterum). 
Si I iced Oxide of Zinc. 



Class 3. Mejals, Ord. 1. Direct Combinations, 

Gen. 4. Zinc- Spec. I. Oxide, Sec/. 9LSI1ML 



Kfc 156 shows the pretty yellow variety of this substance 
in neat crystals: the present is colourless, and shows some 
variety irt the crystals which are attached to the sides of 
hollows in massive Fluor, The front figure is of a remark- 
ably pretty specimen, having a largish bundle of thickish 
crystals irr the front, and deeper in the hollow, several fine 
crystals in very thin plates, modified as at the right hand 
figure* The erj slals in the bundle are as in the middle figures. 
J add another figure of a specimen found on the same mass 
of Muor, with the crystal* like the left hand figure. 

This is part of the same gangue that belonged to the last 
rarity, and in common with it partakes of the same sub- 
stances; dispersed through part of it, however, there are 
many minute rubes of Sulphuret of Lead, The hollows 
arc lined with transparent White Huotj some of which 
is delicately coated with YeUowQxide of Iron, and speckled 
with decomposing pyrites. Some Carbonate of Lime in 
modified metastatic crystals also accompany it: they are 
remarkably Hue on %b back of the large specimen, 

Mr. Smithson has made some observations on this species, 
as mentioned in our tab* 156* 
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TAB. CCCCXLIX. 

CALX sulphata. 
Sulphate of Lime. 

Class 2. Earths. Ord. 1. Homogeneous. 

Gen. 3. Lime. Spec. 4. Sulphate of Lime, 

SecL 2. Common Sulphate of Lime, 

DiiK 3. Amorphous. 



The lower figures of Tab* 236, exhibit the common red 
and white varieties of Amorphous Gypsum. That part of 
the present specimen which is of a blue colour has by some 
been considered as a variety of the Anhydrous Sulphate of 
Lime; (sec Exotic Mineralogy, tab. 39,) so ably described 
by the Count de Bournon in the Transactions of the Geolo- 
gical Society, under the name Bardiglione *• Its softness 
and the considerable loss in weight which it suffers upon 
being heated red hot, determine it to belong to the common 
Sulphate of Lime ; or, as the Count de Bournon would ex- 
press it, the Hydro-sulphate of Lime. 

Blue is a colour extremely scarce in Gypsum, and it is 
tolerably bright in this specimen ; it does not appear to have 
been noticed by any author. The outside of the mass of 

* In this paper the Count hints at the probable existence of Bardiglione 
in the Salt m'mes of Cheshire. I should be glad to find (bis suggestion ve- 
rified. 

vol, v. m 
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which the figure represents a part, is very soft and nearly 
opaque ; the inside is harder and more transparent as it ap- 
proaches the blue, with which it is gradually blcndctl ; the 
blue in the centre being the hardest part. I obtained this 
specimen at a warehouse in which immense quantities of 
Gypsum had been collected from Nottinghamshire to be 
manufactured into manure. 

It is sometimes found greenish, &c. as at Billon, near 
Knaresboroughj by my friend Dr. P. Murray. 



87 



TAB. CCCCL. 

CALX carbonata. 
Carbonate of Lime. 



Div. I. Crystallized. 

Syn, Chaux carbonatee. Boarnon, Traitd, iu 12, 
fig. 37, 

Macklf.s or Hemitropes are some much rarer than others ; 
that of tab. 316 is very rare, my worthy friend the Count 
de Bournon had not met with that of tab. 315, and it may 
be considered a valuable variety, seeing that he has found 
698 other varieties of crystals. The present is also remark- 
able for being mixed in (lie group among oi her forms, which 
is some variation from the general uniformity of groups of 
crystals which are commonly of the same variety. The 
Commoner crystals are tax-sided prisms terminated by three- 
sided pyramids, so placed as to render the faces of each 
other pentangular. See the right hand figure. The mac- 
Med crystals differ from these iu the form of the faces of 
the prism, winch are alternately four- and six-sided. See 
the middle figure. In some the four-sided faces are much 
enlarged in a lateral direction, and the six-sided ones pro- 
portionally diminished, thus rendering the general form of. 
i the crystal triangular. See ike left hand figure. It com- 
monly happens that the small six-sided face is opaque on 
ithe surface, and exhibits a slightly laminated structure, as 
iif it had been added after the rest of the crystal was formed. 
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TIi is mackle is formed by supposing the hexacdral prism 
with pentangular faces fo be divided into two halves by a 
plane passing horizontally through its middle, and sepa- 
rating each of its sides into two portions, one rectangular, 
the other pentangular, each half retaining three rectangu- 
lar and three pentangular faces alternating with each other; 
then turning one half a sixth part round, the rectangular 
sides of the different halves are made to meet, producing 
fresh rectangular or four-sided faces, while the pentangular 
faces also meeting produce six-sided faces. The plane that 
divides the two halves is in the same situation with respect 
to the nucleus, as in the common Mackle of the Metastatic 
crystal, see tab. 33. 

As these are not common, nor always easily distinguished, 
the figure was the more convenient. I was favoured with 
this specimen by the Rev. Mr. Weston, who had it from 
Derbyshire, 



LI 
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TAB. CCCCLL 

SILEX epidotus. 
Epidote. 

Class 2. Earths* Ord. I, Homogeneous. 

Gen, 4. Si lex. Spec. . Epidote, 

Div. %i Crystallized. 

Svn. Epidote, Haiiy, Trailed. 102. Tabh 43, 1S4, 
Glasigcr Strahlstein. Emmcrl, 1. 422. 
Thai lite, Lametlu 2. 319. 
Glassy Actinolite. Kirw. U 1G8. 



When I first turned my attention to Mineralogy a few 
years since, I found a mass of this substance in a pavier's 
yard in Westminster, who imported stones from Scotland 
and Guernsey. I expected the stones, being un wrought 
or bowlders, were from the latter place, and my suspicions 
were confirmed by my friend Dr. MacCulloch who brought 
me a specimen from thence. I next received some from, 
the neighbourhood of Keswick, where it occurs in vein* in 
Trap, accompanied by Quartz, Carbonate of Lime, and 
Compact Feldspar, for the rirsi lime proving it to be a Bri- 
tish production. The present specimen from the same 
place, and hi Hie possession of the discerning Mr. Lowry, 
which has minute ariti perfect crystals on \i, confirms it as 
such. It is said to have been first observed in H mphiny, 
and afterwards in Germany, France, Bavaria, and Norway. 
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Thus it Is rather newly known as British, and I presume 
will not be found unfrequent. It appears by Mr. Horner's 
paper in the Transactions of the Geological Society, that 
it is a constituent part of the rock composing the end hill 
of the range of Malvern hills, where it is granular, and 
mixed with grains of Hornblende. The crystals are of a 
light or dark yellowish green, powder lighter. The pri- 
mitive, according to Jlaiiy, is an upright prism, whose bases 
are parallelograms with oblique angles of 104° 37'. 

The figures at the bottom show the varieties that are to 
be found on the present specimen. The regular crystals are 
minute and scattered over the surface of a rugged ma-s of 
the same substance, composed of nearly parallel fibres, or 
acicular crystals grouped side by side ; in other places the 
fibres are larger and penetrate crystals of Quartz. It does 
not become electric by heat ; it melts into a black slag by 
the help of the blowpipe. Spec. Grav. 3'4529 to 3*46* 

Analysis by Dr scotils. By Vauquelin. 

Silica - ... 37 . . . . 37 

Alumina . 27 , * » . SI 

Lime .... 14 . . . . 15 

Oxide of Iron - 17 .... 24 

Oxide of Manganese 1*5 1*5 

Loss . . * * 3*5 1-5 



J(HM> 
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TAB. CCCCLII. 



.Thf, Wolfscragg rock near Keswick has veins of Quartz 
accompanied by what fa often called Prase, and which has 
a remarkably glaucous appearance ; it seems to be Quartz 
intimately mixed and coloured by Chlorite. The Quartz 
is in some parts crystallize* I, and some of the spaces between 
the crystals are filled up with Chlorite ; but more of them 
by Epidote in masses of stellated or fasciculated spicuUe, 
diverging from the sides of Ihe vein, and of a yellowish 
green colour. The Quartz is white, and in some parts ter- 
minates in small dark ochraceous hollows ; the ends of the 
crystals being stained with the ochre, as also happens with 
some of (he ends of the Epidotc crystals which now and 
then terminate in them, as in tab. 451 ; We have thus both 
the ingredients necessary for the formation of Prase, but 
without their being intimately mixed, while some of the 
Quartz has mixed with the Chlorite, and formed a substance 
nearly resembling Prase, but readily distinguishable by 
means of a glass or by the colour* 



Urn 
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TAB. CCCCLIIL 

BARYTES carbonata. 
Carbonate of Barytes* 

Tau. 127 shows the acute dodecaeilron of the Carbonate 
ofBarytesj tab. 109, the elongated hexaedrul spicule; and 
the six-sided column is shown in tab. 239 : it remains that 
the present rare and unexpected variety should be shown, 
being the usual acute dodecaedron, having its apices re- 
placed by very obtuse six-sided pyramids of such extent 
as nearly to destroy its faces. The specimens are from 
i Alstone moor, and are in groups more or less confused, and 
in great variety of directions ; they are commonly covered 
with very small rounded prisms of Sulphate of Barytes, 
apparently produced by their partial decomposition. 
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TAB. CCCCLIV. 

FERRUM sulphureum. 
Iron Pyrites. 

fin; si: constructions in crystallography have hardly been 
cnoiiiih s lot iced : iiulcc^cl the laws of aggregation leave much 
room for endless variety, which perhaps militates more than 
anything else against the identifying substances by their 
crystals, especially, a§ in the present instance, when the 
substance does uof admit of the primitive fracture being 
observed, wluch is so easily understood and demonstrated 
in the rare Galena, tab. \3L The alternating curves have 
a certain novelty, and I think a peculiar elegance in this 
specimen, and when we see several crystals huddled together, 
confusedly and all resembling each other, it is really enough 
Id excite the admiration of every enquirer, while it must 
certainly very much attract the attention of the geometrician. 

The Peadspar in general is curiously curved, and tab. 
443 represents one of its extremes, showing the six lateral 
solid angles of the rhomb, alternating in their curvature * ; 
and this is an example of the eight angles of a cube. The 
mlddlt right hand figure, which is la ken from another spe- 
cimen, shows t lie more simple commencement of the cur- 
vature. Some crystals are a little more curved than others ; 

» Many of these varieties, which were formerly considered as Carbonate* 
of Lime, are by the penetration of snme of our ingenious friends, discovered 
to be Carbonates of Iron, of which more will be said hereafter. 
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but all have the bevelling at the opposite and alternating 
edges ; see the left hand figures. This specimen came from 
the neighbourhood of Tavistock, and was presented to me 
by Miss Elizabeth Pocock, whose attention to the concho- 
logy of Britain is well known. It is yellower than tab. 29, 
but probably differs very little as to its contents. It rests 
upon small cquiaxed crystals of Carbonate of Lime. 
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TAB. CCCCLV. 

FERRUM sulphureum. 
Iron Pyrites. 

D'w, 2. Imitative. 

3VIy friend Mr* Jonathan Salt first sent me Pyrites in this 
form tenor twelve years ago, and in a short time it decom- 
posed and fell to pieces. I have since preserved several spe- 
cimens in Water* Mr. Farcy observes to me that he ha* 
seen casts similar to these found in Whitley wood mine; 
near Sheffield, which mine is situated in the third coal 
strata, (Sfce Farcy's Derbyshire, p. 914.) fie has also 
presented me wilh specimens in lumps of Pyrites, called 
Brasses by the miners, found in a layer immediately 
above the lowest seam of Coal in his third Coal shale, hav- 
ing a variety of Sandstone called Crowstone, for its floor, 
in a mine South of Alton in Ashover. It is somewhat re- 
markable that these Pyrites should generally h&TO lost the 
shell which has lefi so curious a cast, nearly like that of an 
hour-glass, being two cones, point against point, showing 
that the shell w r as perforated, or nearly so, at ihe iirst volu- 
tion. It is not less remarkable, that it is the opinion of 
many that the shell itself is never to be found ; and Mr. 
Martin does not seem to have known it, although he has 
figured it in Limestone, in hi> Petri ticata Derbiensia, plate 
33, fig. 3., under the name Ammonites Listen. The frag- 
ments brought me by Mr, Farey have a coaly outside, and 
also contain parts of Ammonites resup hiatus of Martin, 
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tab* 49* This Pyrites being very likely by exposure, to 
pass into Sulphate of Iron, or Green Vitriol, has given it 
value and great quantities arc sold for making vitiiol. 

Since writing the above, I have been favoured by the 
Rev. H. Stcinhauer, with some dark gray Limestone, in 
which shells of the same species are extremely abundant ; 
some with a pyritaceous coatings and from an inch or more 
in diameter, down to the smallest speck, as if they had 
been a viviparous animal ; the divisions I could not see, 
perhaps they were eradicated in the great catastrophe, I 
have j however, one bit that shows the undulations of one 
division, partly as seen in the lower Jigure. Mr, Stcin- 
hauer also favoured me with the following account. 

" These fossils are found together w ith the Anomia Pectcn, 
Gmel. 3342, in bails or nuclei of Limestone, w hich occur in 
a stratum of Coal schist us or shale, immediately above the 
coal. This stratum i have observed at a place about two or two 
miles and a half north of Halifax, on the road to Bradford, 
where the Limestone balls are sufficiently abundant to repay 
the trouble of erecting a kiln to burn them*. It extends 
northwards beyond Bradford to Idle, in the neighbourhood 
of Galverly and Farsley near Ilorseforth ; but the Lime- 
stone seems less plentiful there; and is only used to mend 
the roads. The shale, however, is still full of impressions 
of these shells, and frequently contains crystals of J:c]enite, 
particularly at Idle. The Limestone nodules arc often 
much mixed with Pyrites, which cornet tines si ems to indicate 
petrified wood, but none of the usual fo^ils of the neigh- 
bourhood, such as Pliytolithus verrucosus, snick ul mis, &c. 

* Thoy were known abeady to Richardson, as appears from one of his 
letters preserved by Llliwyd. 
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TAB. CCCCLVI. 

FERRUM Scheelatum 
Scheelate, or Tungstate of Iron, 



Class 3, Metals, Ord* 2. Combinations of Oxides, 

Gen, 8. Iron. Spec. 5. 8cfu*elate. 

Div. I. Crystallized, Crystal primitive. 

Having figured this substance in tab. 165 and with 
some variety of crystals, we are glad to have the opportu- 
nity of giving an additional perfection to the work by mean* 
of the present figure, being favoured by the long experienced 
and indefatigable collector the Count dc Bournon, with the 
use of this unique Cornish specimen, containing nearly pri- 
mitive crystals, which are rhomboidal prisms of about 1 15°, 
and elongated in the direction of one of their lateral rectan- 
gular planes, and some placed in pairs, as it were macUcd. 
Being black, they are prettily relieved by the purplish cu- 
bic Fluor with narrow bevilted edges. The right hand figure 
shows the prism magnified ; and the two left hand figures 
show them in pairs. 
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TAB. CCCCLVir. 

CALX carbon a ta, 
Spicular Calcareous Spar in Chaik. 

Div. 2. Imitative. Far. spicular. 



Crystallized Carbonate of Lime is very common, but 
I do not know that it lias been mentioned in any work as 
occurring in Chalk. I iherefore, while it elucidates this 
sort of spicuiae, figure it as of rare occurrence. It is from 
the Sussex lower or Hard Chalk, as it is often called. The 
spiculae are in genera! pretty uniform and very sharp, being 
very much elongated rhombs. I saw some approach to 
this in what was called the Hard Chalk about a mite E. 
of Newport* in the Isle of Wight in something like sta- 
laditic exudations, if J may so call them. This stratum 
seems to join itself to the Limestones of the later formation, 
but not so gradually as I he mixing of Limestone in veins 
through some of the Chalk at Godstone. See tab, 7. Di- 
stinct Limestone at most quarries produces stalactites by 
means of the water running tji rough it, such as Port hind, 
Bath, Oxfordshire, &e. See tab, 6. and the Lime in the 
mortar of cellars or under some an: lies, as at Somerset 
House; yet it seldom approaches to crystallization, and 
Chalk appears less able to support crystallization. 
This specimen was presented to me by Lady Wilson. 

* A specimen of this, whic h 1 brought from the plact- myself, contained 
a perfectly round ball of Hint, 

VOL. V* N 
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TAB. CCCCLV1IL 

C A L X carbon ata. 
Carbonate of Lime. 

Biv. l. Crystallized* 



A crystal is denominated compound, when several of 
one form combine to make one of another. This happens 
rather rarely in most substances, but is frequent in Carbo- 
nate of Limej the lenticular or equi axed variety more par- 
ticularly is grouped so as to form other crystals, The tip- 
per figure in this plate is, however, a more distinct example 
pan usual j yet is easily comprehended . In it many equiaxed 
rhombs are piled together, so as to form a crystal resembling' 
the metastatic variety. In the other figure the pyramids 
formed of simitar rhombs arc so acute as almost to produce 
columnar crystals. Specimens similar to the upper one are 
found in the county of Durham, North Wales, &c, ac- 
companied by lenticular crystals of brown Iron Spar, The 
lower specimen represents part of a specimen, the matrix of 
which is Fluor; it is from Westmoreland, Modifications 
of different substances may be understood from these exam- 
ples, although compounded of others very different. 

Sulphate of Barjtes, tab. 380, is compounded of nearly 
primitive crystals, which is usually the case with this sub- 
stance, though very rarely villi Carbonate of Lime, 

a 2 
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TAB- CCCCLIX. 

S I L E X quartzum, 

Quart zose Encrini, or Encri?ii in Chert 

Div. 2. Imitative. 

Hornstone or Chert is found in many parts of Great 
Britain ; it occurs in several of the Limestone strata, when 
it often surrounds and penetrates the fossils contained , in 
them. The Encrini (formerly called Entrochi) which cha- 
racterize (he first Floctz or Transition Limestone of Werner, 
(but which according to Mr. Farey occur also in the Third 
Limestone of Derbyshire,) are very frequently imbedded or 
filled with Chert or Quartz, winch is rendered very distinct, 
when by subterraneous decompositions or exposure to the 
atmosphere the Carbonate of Lime has been carried away. 
Specimens in this state have been long collected and vulgarly 
called Screwstones, although their grooves are not spiral. 
Mr. Farey brought me some specimens he found in walls 
near Ashover in Derbyshire, where vast quantities are picked 
out of t he decayed Limestone by the farmers. Some of these 
specimens ditier in some parts but little from Flint 5 while 
others have the peculiar characterise opacily of Chert* I 
have figured at the bottom of the plate two or three Encrini 
in Limestone, to show lie external form, as the siliceous casts 
show the internal ; the right hand specimen is a rare variety 
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with a four-lobed aperture through each joint ; the middle 
figure is of a branched specimen from Northumberland with 
which I was favoured by the late Lord Ansley. Near this 
is figured what appears to be the termination of a branch ; 
it was brought me from Walsingham in Durham. I do not 
know that a termination has been noticed by any other au- 
thor. The branched specimen shows the lobes in the per- 
foration to be fewer in the branches than in the main stem. 
For a further account of the numerous species of these cu- 
rious fossils, I must beg to refer to Mr. Parkinson's Organic 
Remains, vol. ii. 
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TAB. CCCCLX. 



ARGILLA m&rga. 
Indurated Marie or Marlite, 



The regular shapes of these stones have occasionally made 
them an object of inquiry* Many years since some were 
sent me from Fifeshire under the name of Scotch Coits, and 
from North Wales under the name of Culm Stones. The 
figure at the back with holes and a sort of mammillae was 
sent me from Newcastle* and was said to be placed edge- 
wise in the soil. Such are found in the bed of a river in 
Lanarkshire, and are also said to be found in the vicinity 
of Lough Neagh in Ireland. Rings and fanciful figures 
Something similar are found at Hopedale, Labrador; the 
two lower JigureSy one resembling a bird, and another curved 
acuminated one, are from thence, and were presented to me 
by the Rev. Mr. Latrobc: I add them here to show differ- 
ent varieties, whic h indeed are endless. They appear to be 
a deposit of Marie as from some mixed Clay and lame 

! rocks washed with water, sometimes taking one figure^ some- 
times another, according to circumstances, which, however, 

• would puzzle the best geologist to discover, like many other 
of the most simple works of nature. My friend Mr* Old- 
hatn has observed some very analogous thiiigs, forming at 

i the Dalston clay pits near Hackney. The smbslance is 
much the same, but the specimens are more rugged in 
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general. They seem to harden in a different manner from 
Clay atone, as well as from common Marle^ nor will they 
easily mix with clay for bricks or tiles, nor do they fait to 
pieces like the marly septaria. 

These are not in my knowledge mentioned in any former 
work* 
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TAB, CCCCLXI. 

ZJNCUM oxygenizatum, var* siliciferum. 

Silica I Oxide of Zinc. 



Class 3. Metals* 
Gen. 4. Zinc, 
Section 2, Silical, 



Ord. 1, Direct Combinations, 
Spec. 1 . Oxide. 
Div. 1. Crystallized. 



These Oxides are so much like some of the Carbonates of 
Zinc, that upon a superficial examination we should scarcely 
be able to distinguish them; and perhaps it requires some 
nice attention to discriminate them even internally, or by 
the lateral fracture: yet the longitudinally flattish shining 
fibres are often sufficiently characteristic, and will give a po- 
sitive distinction, as the Carbonate breaks with rather a scaly 
fracture. Of the vspecimens figured in this plate, the white 
one with long partly diverging transparent spicuhe, covered 
by an accumulat ion of bubble* formed almost compact Cala- 
mine, is necessary to be known, as it is not a very usual form. 
The spicule in this specimen are not perfect enough to deter- 
mine their form, but are large enough to become electric by 
heat, like the more perfectly crystallized specimens. This 
specimen is from North Wales ; and the small bright verdi- 
tcr green one, probably coloured by Copper, is from Wau- 
loekhead. I was favoured with it by Gilbert Laing Mea- 
son, Esq. It is a pretty specimen possessing the usual 
fibrous structure* 

These Oxides may be partly discovered by acids, dissolv- 
ing without effervescence^ and the Silex of course remains. 
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TAB. CCCCLXIL 



I his fine specimen of Oxide of Zinc is from Wanlockbead 
mine, by the same favour as the last; and having so unusual 
an appearance, I thought proper to show it as a rare ex- 
ample. It is in some pnrts very compact and white; in 
others, shining and waxy, while the fine warm brown tints 
enliven it, being mo.stly on the larger apparently accumu- 
lated drops of fanciful shapes. The concentrating lamina} 
and the radiated fibrous striae help externally to prove it 
to be an Oxide of Zinc. The small plated piece is remark- 
ably amorphous : it was sent me from Allen's head mine 
in the county of Northumberland, by my friend Mr. Craw- 
shay. 
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TAB, CCCCLXIH. 

A R G I L L A Topazius, 
Topaz. 

Dlv. 1« Crystallized. 

J he newest subject often attracts to itself the greatest con* 
sequence : thus the Scotch Topazes were even figured first in 
this work, although lust discovered. It was, however, their 
magnitude that gave them that honour. The Cornish To- 
paz has been known to many for some years, but the crystals 
are not so readily distinguished, being small and often in- 
termixed with quartz ; they are always found on the gangue, 
which docs not happen with the Scotch ones. This is an 
advantage, and points out the gcologicaHituation most per- 
fectly. The crystals of Topaz may be distinguished From 
those of Quartz by their form, their fracture, and partly by 
their colour. The crystals arc four- or eight-sided prisms, 
striated on their faces, and terminated by six unequal-sided 
pyramids ; the fracture is perpendicular to their sides and 
very tial, while that of the Quartz is conchoidal and irre- 
gular. The Topaz commonly accompanies crystals of Oxide 
of Tin; but the present specimen, which has no tin a! out it, 
is blackened by the dark-coloured edges of lamina* of Mica, 
It appears to he part of a vein of secondary Cranit-, com- 
posed of la rgUh grains of Quartz, fine granular Feldspar, 
small plates of Mica, and minute crystals of Tourmaline* 
I was favoured with the loan of this specimen by my good 
friend G. 0* Green ough, Esq, ftf, P. It comes from §t, Mi- 
chael's mount. 
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TAB. CCCCLXIV- 

CUPRU M arseniatum. 
Arseniate of Copper. 

Tins is a new variety from Cornwall, and has such an at- 
tracting effect that it naturally excites inquiry, although 
nearly related to some of my former figures The base of 
the crowded hemispherical bundle being- left in flat star-form 
radii, compared to the most unusual appearance of Zeolite, 
it has thus by some got the appellation of Zeolite Copper, 
which rather tends to mislead ; it perhaps has a better title 
to the name Hydrargillile Copper, from the nature of these 
radii, and also for the first appearance of the termination 
of the crystals, which, however, differ somewhat, being 
nearly related to tab, 303, being a modification of that ap- 
pearance, but too indistinct to be made out. Some of 
the radii proceed immediately from a centre, while others 
are, as it were, formed on the outside of smaller hemispheres. 
Seethe right hand side of the upper figure. These specimens 
exhibit a remarkable variety of colour from the dark green 
aspect of the crowded shining raflii, and the lighter more 
separated and somewhat opaque vivid blue green radii 
mingled among them. The ground between is covered with 
a nearly powdery vivid green Carbonate of Copper, besides 
a byssus-like brownish Arseniate of Copj cr, but not very 
conspicuous ; it is upon Qunrlz with Mica, &c. The upper 
specimen is in poss* s> ion of Lady Aylrsford. The lower one 
is on a fragment of nearly pure Quartz, in some parts a little 
ochry. 




i 

I 



115 



TAB. CCCCLXV. 



SILEX olivaccus. 



Olivin, or Chrysolite. 



Class 2. Earths. 
Gen. 4. Silex. 



Ord. I* Homogeneous. 
Spec. 32, Olivine* 



Div> 2, Amorphous. 



Sys. Peridot. Hauy, Tail. 52, Trmfe, 3. 198, 
Chrysolith. Emmerl* 1, 27. 
Olivin. Ibid. 1.35. 
Chrysolite. iSni». 1. 262. 
Olivia. JfoU 1. 263, 

La Chrysolite et L'OIivine. JBrochant. I. 
170 & 175. 



The specimen from which the upper figure in the gangue 
is taken, was lent me by G. B. Greenough, Esq. It is 
brought from Immore in the Lie of Mull. It contains 
one large well characterized mass, showing the direction of 
the planes of the nucleus at right angles ; the cross fracture 
conchoidal; its usual greenish yellow colour, and some 
ochraceous stains, produced by partial decomposition. The 
gangue is as usual. Basalt, The little nodules below com- 
prehend most of the varieties in colour from the yellowish 
to the olive green, whence its name. I was favoured with 
these from Scotland by Professor Jameson ; the rock in 
w hich they were found has decomposed ; it was probably 
of the same nature as that of the upper figure* Some of 

VOL. V, O 
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hese arc more or less mixed with the blackish green nearly 
opaque grains of the same substance- The outline shows 
the form in which it sometimes crystallizes, (the variety 
named suhdtstique by Haiiy,) including the nucleus, which 
appears to be a rectangular prism . 

The lighter and yellower green varieties are generally 
most splendent, and those of a darker tint less so. Olivin 
sometimes decomposes in the hollows of Basalt, when its 
surfaces become more or less iridescent, and are coated by a 
yellowish or reddish Oxide of Iron* It is brittle, and cannot 
be scratched with a knife, in the unchanged state* It is 
nearly infusible without a little borax, with which it melts 
into a dark green globule* Nitrous acid dissolves the Iron 
which colours it. Spec. Grav 3*225 to 3*265. 
By analysis it is found to contain 

Silica . . ■ . 48 . . 52 

Magnesia , . 37 . , 38*50 

Lime . . . . (Mg> , 0-25 

Oxide of Iron 10- 75 . 12*50 
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TAB. CCCCLXVI. 

SILEX fragilis. 
Hornblende. 



Class 2* Earths. Ord. 1. Homogeneous, 

Gen. 4. Silex« Spec, 2Q. Hornblende. 

Div. 1. Crystallized. 

Syn. Amphibolc. Haiti/, TaM. 39. Traite>3.58. 
Hornblende, EmmerL 1. 323* 



J> tal. 79 of this work I have shown the Tirie Marble. I 
have since obtained better specimens of the substances con- 
tains! in it. I therefore take it up again, to show what lias 
been discovered relating to the green crystals in particular. 
By using smaller crystals than had before been tried, we 
found them to be fusible by the blowpipe. I should therefore 
consider them as decidedly Hornblende, did not there re- 
main some doubts arising from other characters. Among 
the specimens I have obtained since my former figure are 
some crystals, the prismatic faces of which are tolerably 
well defined, and are eight in number ; but their termina- 
tions are in general so much rounded and distorted that they 
cannot be reduced to an y regular form. Of the faces of the 
prism, four are much larger than the others* I obtained for 
the angle of the incidence of two of these faces which were 
tolerably flat, 88° ; the incidence of one of the narrow faces 
upon one of these was about 135° ; these angles agree very 
nearly with those of Haiiy's variety of Pyroxene, the peri- 

o2 



118 



octaedre. The general appearance of these crystals is much 
like that of Sahlite, a mineral considered by Haiiy as only 
a variety of Pyroxene : they have therefore often been 
called Sahlife by skilful Mineralogists, and the measures I 
have just given seem to confirm the opinion; but the inter* 
nal structure, which is more to be depended upon, agrees 
better with that of Hornblende, The nucleus of Hornblende, 
according to Haiiy, is an oblique rhomboidal prism, the 
sides of which measure 124° 34' and 55° 2b' upon each 
other, with the terminal face inclined towards the obtuse 
edge, making with it an angle of 104° 57\ 

The upper figure shows a massive specimen, analogous 
to the crystals whose faces are the result of breaking; the 
larger ones of these measure upon each other about 124° 4-? 
and the smaller ones, which are also indicated by stria? 
upon the larger, are found to be inclined upon the obtuse 
edge at an angle of apparently about 105° : but this angle 
is difficult to obtain correctly on account of the irregularity 
of the ed £:es of the fragments. I have broken several 
prismatic crystals, and found them to agree precisely in 
their interior with this massive specimen* The lateral 
planes of the fragments obtained, gave within a few mi- 
nutes of 124° £ for the obtuse angle of their incidence. 
From the evidence of these measures 1 conclude this sub- 
stance to be a variety of Hornblende, and not Sahlite or a 
variety of Augitc. There is, however, one circumstance 
worthy of notice; it is the extreme facility with which 
the terminal face of the prism is obtained by fracture 
in these crystals, whereas in common Hornblende it can 
scarcely ever be detected, nor is it indicated even by striae. 
These crystals on the contrary are often almost foliated in 
the direction of it, and their surfaces marked by white 
lines, the edges of the plates in a decomposing state, which 
traverse them in that direction, as seen in tab. 79, 



119 



There are, besides the dark green I have just described 
many dull rounded grains of a much paler colour ; but I 
presume that these differ only in colour, in which they both 
vary s it often happens that the light and dark grains are 
irregularly mixed among one another, but still remaining 
perfectly distinct : this would intimate a greater difference 
than colour between them, did we not meet with pa- 
rallel instances in other substances, as the grey and red 
Feldspar mixed in the Sienite of Egypt. I regret that I 
have not been able to obtain fragments sufficiently perfect 
to determine (his point. The lowest left hand figure shows 
an extraordinary large and pale coloured piece, but it is 
too compact and irregular to obtain a measure from. The 
right hand figure exhibits a specimen brought as Zoizite 
from Glen-clg in lnverness-shire, from which, however, it 
seems to be perfectly distinct: in form and fracture it does 
not differ from the upper specimen ; in colour and lustre it 
agrees with the substance formerly mentioned as Corundum 
from Tirie, and serves to prove the identity of the light and 
dark green grains just mentioned. It is a variety of Actino- 
lite distinguished by most authors as Tremolite, which 
Haiiy from recent measurements has been induced to class 
as a variety of Amphibole or Hornblende. See Haiiy's Ta- 
bleau, p. 173. 

The little red stones mentioned under tab* 79 are now 
found to be Siliceo-calcareous Titanium or Sphene, of a 
brownish red colour, by the penetrating Dr. Wollaston, 
who nevertheless finds the marble to be coloured by Iron 
alone. Besides these, there an? many grains of white 
Quartz, reddish Feldspar, laminated white Carbonate of 
Lime, and in some parts small plates of brown Mica. 

The Hornblende grains sometimes occur, collected in 
great numbers together, of both colours, the interstices be* 
tween them filled with white laminated Carbonate of Lime, 
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forming" balls from one to twelve inches in diameter; these 
balls often contain Mica ? and it is in their neighbourhood that 
the detached plates of Mica are found* The Quartz is also 
sometimes in large masses more or less penetrated by reddish 
Feldspar and a little Mica, forming balls of Granite of va- 
rious sizes, among which the Hornblende is abundant. 
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TAB. CCCCLXVIL 

SI LEX fragilis. 
Aciculqr Hornblende^ or AciinoUte Schist. 

Dlv. 2. Imitative. 

I it avt: called this a Schist or Slate, from the tendency it 
1i;ls to divide into laminae, although it consists almost wholly 
of aeiculir Hornblende or Actinolite, with but a small por~ 
lion of Feldspar. The whole stone from which this speci- 
men is taken ? is a large boulder of several hundred weight, 
found on Oaslaw, one of the Grampian Hills. It attracted 
the attention of my very kind friend Charles Lyeil, Esq. 
by its particular undulating structure, producing appear* 
ances on its surface, which, as he observes, resemble the 
angles of fortifications in the way Agates often do. But 
what is remarkable in this specimen, is, that the parti- 
cular lam tote forming these lines are defined in the neatest 
manner possible, and arc composed of reddish Feldspar, 
Quartz, and Mica (Granite); looking as if painted red- 
dish for distinction. Again, there are lamina? of light co- 
loured Quartz, with but little mixture, and also veins of 
pale green Kpidotc, The Actinolite which composes the 
principal part of the ma*s Ls in waved spicute running in 
Various positions bnt whose laminated structure coincides 
with the (issutes in the Slate. Some parts of the mass are 
replete with dodecaedral Garnets, so minute as not to be 
discerned without a lens. 

The most durable Slate of Penzance in Cornwall, which, 
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although very thin and light, has lasted more than a cen- 
tury in use where it is greatly exposed, has much of this Ac* 
iinolite in its composition. 

Had the Actinoiite in this stone been in larger and broad 
crystals, (Hornblende,) and the Feldspar more abundant, it 
might have been called Green- stone* In its present form it 
differs, however, from any rock I have found described. 
It is to be regretted that, from its being a boulder, we are 
unable to ascertain its Geological relations* 
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TAB. CCCCLXVIIL 
Basalt, 



Class 2. Earths. Ord. 2. Aggregate. ; 

Sm. Laves lithoides basaltiqucs prismatiquea. 
Haui/ } Traill^ 4. 474. 
Basalt EmmerL 1,339. 
Basalt, Jameson^ I, 369. 
Figurate Trap, Basalt. Kira). 1.231. 



This substance is remarkable for a formation so peculiar, 
that, when seen in its most regular appearance, it mibt leave 
a lasting impression on every beholder. It is conspicuous 
in Fingal's Cave in the Island of Staffa, Scotland , the 
Giant's Causeway in the North of Ireland, and in many cu- 
rious places abroad. There are two excellent prints of the 
Giant's Causeway engraved by Vivarcs, from drawings by 
Mrs. Drury, to the credit of our own country, which are 
equal if not superior to any thing of the kind yet executed. 

It belongs to the Floetz-trap formation, according to Geo- 
logists, and forms a grand example of distinct concretions 
in the large way, consisting of columns of from three to 
nine unequal sides, and often forty feet or more long, placed 
side by side, either perpendicularly, horizontally, or in* 
clined, sometimes curving, but generally straight; they 
vary much in size, some being very short and only a few 
inches in diameter, others approaching two feet. In most 
of these columns curious transverse divisions are no less con- 
spicuous, forming joints which vary in many ways, appa- 
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rently depending upon a suite of circumstances difficult to 
demonstrate, although to be conceived by a mind intelli- 
gent, unprejudiced , and attentive to natural phenomena. 
Although much has been said, I will venture a word or two 
regarding other stones, that may lead to an easier way of 
comprehending these in question ; and as it seems an ap- 
proach to crystallization to some, we will endeavour to show 
its relationship in this particular, because regularity is often 
the next step lo crystallization. Thus Stalactites, ial. 6, 
are of particular shapes independent of crystallization, and 
often finally subside, as it were, with crystallized termina- 
tions, &c. But the more earthy ones, such as those from 
Sunderland, form without crystals, and undulate into funnel 
forms, see tab* 148 ; and I have some partly globular, and 
pressing each other's sides, making them angular. Thus a 
combination of a sort of stalactitical globular drops, when 
compressed, become imitative of the Basalt ; and some have 
conceived a theory of the Basalt forming from globular de- 
positions into beds or strata, while in different states of 
moisture, which pressing each other and coalescing par- 
tially, when dry may govern their separation, I have here 
figured part of a column of five unequal sides with three 
transverse divisions, the uppermost of which is 9+ inches, 
the middle one 7-^ inches, and the lowest 6 inches in length, 
and all 9+ inches wide, showing that they are not regular 
in length, and the columnar sides are I0+, 10+, 12, 8+, 
and 6 inches wide, respectively, or thereabouts. The upper 
one is flatfish at the ends, and has several holes and some 
cracks visible on the surface in consequence of its being a 
little decomposed and soft, of a ferruginous brown colour : 
the base of this joint is a shallow concave segment of a 
sphere, with a curved truncaturc on the three corners be- 
longing to the broader sides i the top of the next joint fits 
the concave of the first by an equal convexity; and the threts 
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corners answering to the curved truncaturc, project where 
not broken off; and so of the other joint, which also shows 
in the oblique .fracture the fresh appearance and the more 
ferruginous coat, properly described by Kirwan as a natu- 
ral change in Basalt on exposure. The projecting corners 
are at every angle on one end of some joints, either at the 
top or bottom ; and sometimes two joints with projecting 
corners enclose one without any, which may be convex on 
both ends. The joints are often very flat. I have two that 
fit each other, and measure only about three inches each 
long, and eighteen inches wide, and have nearly even cor- 
ners. The curved pillars are said to have longer joints and 
coalesce more closely, so that Sir Joseph Banks and others 
could not obtain specimens. 

Basalt is found in some places in balls, and decomposing 
with ferruginous crusts like the coating of an onion, show- 
ing as I think a probability of the abovement ioned theory. 
It seems to be the latter deposit of decomposed materials 
from an immense overflow of water. The next plate, 

TAB. CCCCLXIX. 

shows the probability of this more distinctly, as the sub- 
stance is found to contain shells such as are allowed to have 
been inhabitants of a former ocean, and very like the most 
common Bath Ammonites. 

The large specimen with a cast of the Ammonite is by 
favour of the Rev. Mr. Latrobe, and was accompanied by 
a very pretty specimen with Pyrites for my own collection. 
I was favoured with the lower one by Sir Humphrey 
Davy, who first showed me authentic specimens a few ycari 
since. It is the finest grained Basalt I have seen, arid is re- 
markably neat on two sides, as if it had been part of a co- 
lumn, and breaks partly into lamina? perpendicular to the 
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sides* The shelly impression is probably the same as the 
other, only smaller. The Iron, where the shell has left the 
impression^ seems re-oxidized by exposure, if I may use 
the expression, I do not at present know of any other shells 
in Basalt, and these only impressed. 

Some Basalt is attract ible to the Magnet; but this charac- 
ter varies from the quantify and state of the Iron^ as neither 
of these specimens are. 

It is coarse or fine grained, with minute or conspicuous 
illinitions ; compact or porous, or holding different sub- 
stances in vesicles analogous to Toadstone. The fracture 
of the large-grained is conchoidal ; of the fine-grained it 
is splintery. It is very hard and toughish within, but ex- 
ternally it may be scratched with a knife, so that people 
mark their names on the pillars at Antrim, Colour black 
or dark grey changing to ferruginous by exposure, appa- 
rently slowly. It melts easily, forming a black semitranspa- 
rcnt glass if quickly cooled; but if slowly cooled it assumes 
nearly its former appearance, in the same manner as bottle 
glass does that of calcined flint from which it was made. 

SpecGrav, from to 3*000 according to different 

authors. 



Analysis of the Basalt from 


From Staffa 




Hassenburg 


by Kluprotb* 


by Kennedy* 


By Bergman 




44*50 . . 


. . 48 . . 


. . 50 




16-75 . . 


. . 16 . . 


. . 15 


Oxide of Iron . , . 


80-00 . . 


. ■ 16 . . 


. . S5 




9-50 . . 


. • 9 . . 


. . 8 


Oxide of Manganese 


■12 . , 


■ • . . .Magnesia 2 




2'60 . . 


. . 4 






2*00 . . 


. . 1 


100 


Moisture and volatile 


■ * 


. . 5 




matter 










95-47 


99 





127 



TAB. CCCCLXX, 

ZINCUM carbonatum. 
Crystallized Carbonate of Zinc* 

Class 3, Metals, Ord. 2. Combinations of Oxides, 

Gen. 4. Oxide of Zinc. Spec. 3. Carbonate. 

Dw. 1. Crystallized. 

Syn, Zinc carbonatee. Haiiy 9 TabL 103. 
Smithmi, Phil, Trans. 1803. 



There has hitherto been some difficulty in distinguishing 
the hvo kinds of Calamine, since they both are found some* 
times in an earthy and compact form, which in many in- 
stances is apt to confound, especially at first sight* The 
present substance has rather a yellowish, horny, or waxy 
appearance, but scrapes earthy. It is easily determined 
when crystallized by its small blunted rhombs^ if I may so 
call them, see the lower outline ; or if the crystals be not 
sufficiently distinct, it may be determined by its fracture, 
which exposes numerous curved surfaces of small rhombs, 
having a slight waxy lustre, and not laminated shining 
spicuhr, as is the case with the Silical Oxide. The Car- 
bonate also eflervesccs in dilute sulphuric acid. The cry- 
stals in this specimen are uncommonly distant; but many 
of them are so round as to have the appearance of irregular 
grains rather than crystals, while others are pretty well de- 
fined. The gangue is a curious tabular arrangement of 
crystallized Quartz, the masses of which are cemented to- 
gether by the Carbonate of Zinc. This specimen is from 
Flintshire, I was favoured with it by T. Pennant, Esq. 
The Count de Bournon favoured me with the specimen from 
Tvhich the lower jigure was taken. 




1 
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TAB. CCCCLXXI. 



Div.2. Jmitative. Far. MammUlated. 



(JoMrAcx or nearly Amorphous Carbonate of Zinc, like 
other amorphous subjects, is most difficult to be known by 
external appearance ; the somewhat waxy aspect and biunt- 
ish rhomb-like fracture will indicate it, and the more rea- 
dily when we are well acquainted with the last specimen 
figured* The present upper specimen is, however, in ap- 
pearance like confused mammilla, but with a waxy aspect, 
and is a greener variety. This substance varies in the in* 
tensity of its colour from a bright yellowish green to a dark 
yellowish brown, and lastly brown, and has seldom more 
than a waxy transparency. The lower specimen is part of 
a vein, and appears to have been more or less lined with an 
ochraccous variety of this substance, layer after layer, on 
both sides, from the thinness of paper, many times repeated, 
to that of pasteboard, meeting in the middle, where it is 
nearly white ; the layers are mostly so compressed together 
as scarcely to show the mammilla?. 

Spec. Grav. 4-334, 
Analysis by Mr. Smithsonof a specimen from Somersetshire, 

Oxide of Zinc . . 64*8 

Carbonic Acid . , 35*2 

JOO'O 



and of a specimen from Derbyshire, 

Oxide of Zinc . . 65*2 
Carbonic Acid . , 34,8 



100*0 
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TAB. CCCCLXXII. 

ARSENICUM cobalti-ferriferum. 
Cobalt i-f err if trous Arsenic* 



Syn. Grey Cobalt Ore. Jameson, 2. 434. 

Arsenical Cobalt. Hauy, Tabl. 106. Traite, 
4. 200. 



I have had the specimen here figured for some time, being 
one of Mr. Day's, sent hirn from Cambourne in Cornwall, 
about the time that Klaproth published his Chemical and 
Mineral Observations on the Fossils of Cornwall, dated 1787. 

The specimen is more or less covered with a brownish 
and yellowish Oxide of Iron ; the parts which have been 
long exposed, are of a rather dirty grey colour with very 
little metallic lustre ; the fresh fracture is a little like broken 
steel, finely granular, but grey ami less brilliant than steel : 
the streak of the same colour, but rather brighter m lustre 
when fresh. A forcible blow provokes the arsenical scenf^ 
as also heat does. It is fusible by the action of the blow pipe, 
and gives an intense blue colour to Borax* It is very brittle. 
Spec. Grav. 5'503 to 7-207. 

Analysis by Klaproth of an ore from Dolgooth in Corn- 
wall ! 

Cobalt . . SO 
Iron . ♦ . 24 
Arsenic . 33 
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TAB. CCCCLXXIIL 

SI LEX quartzum, Iigniforme. 
Ligniform Quartz. 

Div. 2. Imitative, Wood-like, 



The curious attenuated thready and cottony appearance 
of tli is Quartz has been so much admired, that I thought 
it would be wrong iti me to withhold a representation of it, 
as it may prove extremely instructive ; for at first it looks 
so unlike what it really is, that it becomes necessary to be 
apprized of it, and to attend to it some time to discover what 
it is. It is very white, nearly opaque Quartz that has been 
infiltrated into the pores of wood in such a way as to allow 
the wood to escape, and is so incorporated as to remain a 
representation of the wood as if it were still existing in the 
specimen, The fibres are, however, so slightly attached to 
each other near the outside, that the specimen is continually 
falling to pieces ; but they become closer and more tirmly 
attached towards the inside, where it is pretty nearly in a 
compact state at present ; but I suspect that some Sulphate 
of Iron or other decomposing substance is mixed with it, 
and will eventually cause the whole to fall to pieces. It 
appears to be mostly destitute of the transverse fibres. Its 
asbest us-like or amianlhinc aspect has deceived many- 
vol. v. p 
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I have met with nearly the same thing before in Carbonate 
of Lime, but of a brown wood colour, in a specimen from 
Worton in Oxfordshire, by favour of C. Stokes, esq* ; but 
this is not quite so easily decomposed : it occurs also im- 
bedded in a Siliceous Marly Stone at Nut field, and this is 
very crumbly; they arc also softer to the touch; whereas 
the white specimen is harsh and rigid to the touch, very 
like Actinolite, and, like that, acts as Cowhage docs upon 
the skin. 

The specimen Mas sent by Miss E, 11 ill from the Whet- 
stone pits at Blackdown near Cullumpton in Devonshire* 

The Worton specimen is figured on the right hand for 
comparison : in it the bark appears to have been succeeded 
by Crystallized Carbonate of Lime. 
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TAB. CCCCLXXIV, 

SILEX quartzum, gran i for me. 
Flinty Roe-stone* 

Div. 2. Imitative. Granular. 



Kettox or Roe Stone (tab. 8), Oolites, &c. have been 
much noticed, and some conjectures have been advanced as 
to the origin of their form. I ilo not know that a similar 
appearance in Flint has been noticed in any previous pub* 
lication ; — it is as remarkable, and more difficult to account 
for than in Limestone. 

Tlie specimens figured, given me by A. B. Lambert, esq, 
V. P. L.S., came from Fonthill, where there is much va- 
riety of Flint arranged in si rata with (he Limestone : both 
are ivplete with many species of shells more or less mu- 
tilated : those in Flint are casts nearly filled up with a 
sHicco-c;dcareous mixture, or partly agatizod (as some say) 
on the outside, and within flinty : between the two is often 
Carbonate of Lime, The granules, like those of the Roe- 
stone in outward appearance, are nevertheless rather more 
irrrgnlarly elliptical, and not formed one coat over another 
like an onion, as the grains of Roe-stone commonly are; 
they are of a gray colour, with a somewhat pearly aspect, 
;i' : approach to Caleedony or Hydrophanous Cachalong: 
upon being wetted the surface becomes transparent, showing 
the darker inside: when dry, they are opaque and light 
gray again : they are nearly loose on the outside of the 
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specimen, adhering more and more till (hoy come to the 
solid flinty mass, with which they unite as a part, or are 
sometimes enveloped in the middle of it. The specimen has 
ochraccous stria?, more or less distinguishing the deposition 
of the whole in small drops or more copious fluid masses. 
I have a Green Jasper that has the little drops deposited on 
it like Roe-stone, but also without any appearance of a 
nucleus in them. 

The fluid state of Silcx is here very apparent, and it is 
as it were in different states of saturation, some subtly 
penetrating and displacing the Lime of the shells, while 
a partial solution deposits the small drops or roe-like par- 
ticles, and again the larger mass seems to be a most copious 
deposit: this also is in the middle of a vein, while the 
outside has the granules with the shells as if loosely dispersed 
among them. 
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TAB. CCCCLXXV. 

CUPRUM oxygcnizatum, siliciferum. 
Pitch Copper*. 



firiR Ore seems to have been overlooked by lute authors ; 
its peculiar aspect, however, appears to me to deserve to be 
identified as much as many other species; and it is pretty 
well known by the name of Fitch Copper among the Cornbh 
miners. 

The specimen here figured is in some parts of a blackish 
brown colour, with a pitchy lustre, and is much mixed 
with Copper Pyrites ; in other parts it is less mixed, has a 
browner cast and fractures like Pitclistone, with sharp an- 
gular, and sometimes large or small conchoidal fragments, 
still retaining that lustre which has been considered as a 
distinction in Pitehstone: perhaps it is even a little more 
greasy in the aspect, therefore still more resembling Pitch. 

It is the ganguc for Green Carbonate of Copper and Ar- 
seruate of Copper. 

It wants analysing. At present we can only say that we 
suppose it to be an Oxide of Copper mixed with Oxide of 
Iron and 8 ilex • Some specimens seem to hold very little 
Silex, and to result from the decomposition of Copper Py- 
rites ; others hold very little Copper, and Kirwan speaks 
of some that hold Bitumen : both these may possibly be 
prod need by mixtures of Iron and Copper Pyrites, the 
latter of which is sometimes accompanied by Bitumen. 



137 



TAB. CCCCLXXVL 

SI LEX fragilis, 
Hornblende. 



Class 2. Earths. Qrd. 1. Homogeneous. 

Gen, 4. Silex. Spec. . Fragilis. 

Svv, Araphibole, Haiaj TabL 39. TraUe, 3. 58. 
Hornblende, EmmcrL I. 323. 
Basaltic Hornblende. Kirwan, t. 2 ID. 



Aft.:u waiting from tlic time of publishing tab. 828 to 
the present, I do apt find that there are better British spe- 
cimens of Hornblende than the present, which is from the 
hcighbourhoaJ of Aberdeen. It is, however, very imper- 
fectly crystallized, although the columnar form is recog- 
nizable. It is readily distinguished by its laminated 
structure and dark grc#n or black colour: Its laminae are 
parallel to the sides of an oblique rhomboidal prism of 
34', the terminal faces of which are inclined towards 
the obtuse edge of the prism at 101° 57'. The white part 
of (his specimen is Feldspar, thus constituting a Greenstone, 
one of the Trap flocks of Werner; and from the largeness 
of iis grains I suppose it to be one of the older varieties. 



Analysis by Klaproth. J?y the same. 
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TAB- CCCCLXXVIL 

SILEX res pie n dens. 
llt/pcrstein^ Labrador Hornblende* 

Class 2. Earths, Ord. l. Homogeneous, 

GV«.4. Silex. Spec. 

Syn, Hyperstbcne. Ilaiqj TabL 44, 

Labrador Hornblende. EmmcrL 1. 32S. 



This substance, now called Hypcrstein, was formerly 
considered as an Hornblende. It was sent me some years 
ago as a common mineral from the vicinity of Aberdeen. 
It differs from Hornblende in the form of its nucleus, which 
is a rhomboidal prism of about 100°. Some varieties of 
Schiller Spar or Diallage (Brit, Min. tab* 334.) very nearly 
resemble it ; but they are laminated only in one direction, 
and their cross fracture has a waxy appearance^ whereas 
the cross fracture of Hypersteio is ragged and somewhat 
splintery. The metallic lustre appears to arise, in a great 
measure, from a commencement of decomposition, as those 
parts which are nearest to the exposed surface of the spe- 
cimen possess it in the most eminent degree. It is imbedded 
in Feldspar of a gray colour: and although more liable to 
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decomposition, its superior hardness defends it longer 

against the effects of weather and water. The Spec* Grav, 

according to Haiiy is 3*4. 

Analysis by Klaproth. 
Silex 54 '25 



Magnesia 
Argilla . 
Lime 
Iron 

Water . 

Loss ♦ . 



14- 
2*25 
15 

24-5 
L 1 

2-5 
100*00 



The specimens from Labrador are generally blacker but 
in other respects scarcely different. 
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TAB, eCOCLXXVJII. 

PLUMBUM nativum. 
Native Lead. 

Class 3. Metals. Ord. 1. Homogeneous. 

Gen. 15, Plumbum. Spec. 1. Native. 

Syn. Plomb natif. Haiiy Traite, 3. 450. Tabl 79. 

Native Lead from the Golch Rake mine near Holywell, 
Flintshire, was presented by i\Ir. It. Jones in 1811 to the 
Geological Society, from whence the delineated specimen 
was borrowed. It is a curious specimen, and perhaps there 
is less doubt about it than about any before seen, except tog 
a specimen in the possession of the penetrating Count de 
Bournon, which he discovered by chance among other mi- 
nerals : it is mixed with the usual Cubic Gakena and Red 
Oxide of Lead. The present specimen is tolerably compact, 
its fracture is granular ; square faces are to be discovered 
in the fracture, which are perhaps owing to a mixture of 
Galama. It is so soft as to be cut by the nail. The outside 
is in some parts covered with what seems to be a whitish 
Carbonate of Lead, and next to that it is more dense than 
the inside. 
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The existence of Lead in a native state lias been much 
doubted, and there is the less chance of its being found 
native on account of its affinity for Carbonic Acid ; and the 
same would tend to prevent its being found after having 
been lost long enough to have been forgotten if it should 
chance to be brought to a mine. As this is the best. British 
specimen known, I thought I ought not to leave it out of 
my work. I do not know that it has been analysed : it. 
may probably be a little debased by admixture ; yet its 
softness would indicate it as nearly pure. Much mixture 
would take away its malleable character, and make it 
brittle. 

The Geological Society have a specimen also, said to be 
native Lead, among some American minerals left at their 
house for inspection by T. Meade, esq. 
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TAB. CCCCLXXIX. 

TITANIUM (oxygenizatum) silicco- 
calcareum. 

SiliceO'Calcareous Oxide of Titanium. 

Class 3. Metals, Ord. 2, Mixed. 

Gen. Titanium, Spec. Siiieeo- calcareous, 

Syn. Titanc siliceo-calcairc. llaiiy Tabl. 110, 
Titanit. Emmerl. 3. 379. 
Calcareo-siliceoiisTitanitic Ore. Kirw.2. 33 U 



This substance had been observed long since in masses of 
Sienite, from Scotland, composed of Quartz, Hornblende* 
and Gray Feldspar, but was not understood, its characters 
Laving been overlooked, as it was generally in very minute 
and irregular grains. The specimen figured was sent me 
among other pieces of rocks, by a late dealer, in Aberdeen, 
six or eight years since. It has been more particularly 
observed lately, and mostly in octaedral crystals as figured 
below; which although so small, and lying in various 
directions, are very neat in the specimen. The octaedrou 
sometimes has the corners taken off, as in the other figure. 
The rhomboidal prism in the centre is what Flaiiy formerly 
considered as the primitive ; but upon making a fresh exa- 
mination for the purpose of comparing that variety called 
Splnme, he has found the rhomboiduloctaedroii^^redaAot'e 
it to be the nucleus : the incidence of the pyramids upon 
eacli other is 1J1° It/ — the small faces at the corners of 
the right hand figure are primitive, 

I find it is not so rare as it is small, and that it has been 
gathered by many. Lady Wilson gave me specimens of 
Sieuite from Culloden with it, and 1 have also received it 
from Scotland by favour of D. Turner, esq. 
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TAB. CCCCLXXX. 

C ARBO bituminosus. 
Bituminous Coal. 

Div. 2. Amorphous* 



Channel CoAL ? so called in many places from its giving a 
candle-like flame, and which often serves the poor instead 
of candles where it is obtained (in Scotland particularly), is 
only the better sort of what is called Splint Coal at New- 
castle, and other places where it is also found. Box Coal 
is a still finer sort ; they all seem to be an intimate mixture 
of a small portion of Charcoal with Amorphous Bituminous 
Coal j differing in the state of aggregation from the more 
general form of Coal, which is alternate layers of Charcoal 
and crystallized Bituminous Coal, very distinct s they often 
join each other; the Amorphous occurring 18 inches or 
more in thickness between strata of the other*. Box 
Coal is occasionally so very uniform as to serve to turn in 
a lathe to form boxes. At Wigan in Lancashire, which 
was famous about half a century since for producing it of 
a more beautiful grain than any other place, an ingenious 
turner and mechanic took advantage of his judgement in 
procuring it and turning boxes of it ; carvings of Blackmoors 7 
heads and other tiling were also made of this Coal about 
the same time. I have an inkstand and a vase of it : the 
latter is about 12 inches in circumference, and 5 in height. 
Both at Wigan and abroad it is occasionally used for beads 
and other ornamental purposes, and even passes for Jet. 

* It has been found so lar^e as to be turned into plates, and a number 
were once turned to supply a feast ; they were burnt afterwards to surprise 
and warm the company, who had no suspicion that plates which were used 
m if black car then- ware, could be combustible and tlame. 
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I am, however, more surprised that some of our late authors 
almost confound it with Jet also. The turner or worker of 
Jet would however soon inform them of a sufficient dif- 
ference ; Jet producing a snuff brown streak or turnings, 
and the Coal a black powder: besides, the Coal has not the 
resinous electricity excited by friction, nor the woody 
texture*. 

The loiuer Jigure is the copy of a specimen chosen from 
among Cannel or Splint Coal from Newcastle ; it is far 
from being of the finest or toughest kind. When liable to 
split and form large fractures, it will not serve for orna- 
mental purposes: its fracture is often curiously circular, 
variously undulating or otherwise, that is to say, commonly 
conchoidal. Ft often shows the Slicken side appearance 
arising from two faces of a crack in the rock having glided 
smoothly against each other, leaving a tine polish as on the 
front of the figure. The best kind for turning is capable of 
receiving a brilliant polish, but at b st it is of a cold grayish 
black colour (if I may use such terms) ; as by comparison 
it is found to have much less richness in effect than the tine 
warm or brown black of Jet. Sometimes it is very solid, at 
others it is much rifled or full of cracks, which are often 
filled with Carbonate of Lime, &c. when in the pit. 

The upper figure shows a stratum of Splint with common 
Coal above and below it; it shows the tendency to the 
rhomboklal prism in Coal, and the rather peculiar curved 
and conchoidal fracture. 

This Coal is excellent fuel, but if thrown immediately 
upon a clear tire, it splits and Hies about — whence its name. 
Its good qualities are now so well known and esteemed) that 
the greater the quantity mixed among other coals, the 
higher is their price* 

* Stone Coal, (tab. 408.) which ofrrn has precisely the appearance, frac- 
ture, &c. either of the Splint or of the more common bituminous Coal of 
Newcastle, bas, I am told, been found in South W ales fit for turning: per- 
haps W «t baa been used to be turned into boxes occasionally, it mav then 
be denominated Blind or Stone Box Coal in contradistinction to Blazing 
Cox Coal. I do not knou that it has been turned into plates like the other. 
If however it have, and '.hey were to he put upon the fire, they would not 
blaze, and therefore might appear only to heat red hot like earthen-ware. 
It may be worthy of remembrance, that the soft Chare oal ma) occasionally 
alternate with the more solid parts of Stone Coal, in the same way as it 
docs in the Newcastle and other Bituminous Coal; and the Stone Coal has 
sometimes a greasy or hiiuminous appearance, and yet is nearly a pure 
Carbon that w ill not flame. 1 have *u< h from Ireland*. 
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TAB. CCCCLXXXL 

CALX carbonata, imitativa. 
CoraUiform Carbonate of Lime. 

Div. 2. Imitative. Far. The remains of Corallines, Sec. 



This mineralized matter, well known in many parts of 
Suffolk by the name Crag, and scarcely known elsewhere, 
is found in various parts of the S. E. of Suffolk; as at 
AW borough , Orford, and Ipswich. One or two spots in 
Norfolk may perhaps be included as somewhat similar; 
but while they agree in some particulars, they differ in 
others relating to the variety of animal remains. The 
fragments of corals, shells, &c, are so coloured by means 
of an ochraceous Iron, as fo look like gravel at a distance : 
the Iron also serves, in union with some Lime, to cement 
them together into a continuous stratum, which, in some 
places, is readily friable, in others more compact; often 
tenor twenty feet thick, in larger or smaller beds. It is 
remarkable for having vertical inverted conical holes about 
two feet in diameter, and more or less gradually tapering 
to the bottom of the Crag; and these are often filled with 
common mould, bits of roots, &c«, apparently from the 
surface. 

The Crag is merely masses of shells and shelly remains, 
with Zoophytes, &c. ; some wonderfully well preserved : 
the whole partakes in general of a ferruginous tint. 

I herewith give a figure of pieces which have preserved 
You V« Q 
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some of the tendered of the Madrepores : the nicety of the 
line work is not to be passed over without admiration* 
The upper part of the upper figure is much like the recent 
Lace Coral or j\] illepora foraminosa, Solander and Ellis, £.26. 
It however seems somewhat d Liferent ; and I believe there 
arc two or three species : the remainder of the figure is an 
iindescribcd Eschara> with a Bala n us attached to it. This 
is what some have distinguished as loose Crag from Aid- 
borough ; and, when dug, it adheres in lumps easily cut 
with a spade, and er Limbics in pieces. The lower figure 
has a sort of Millopora, of which I do not know any recent 
analogue. The Eschara seems to be the same as the one 
above ; it appears to have a double row of cells, which lie 
in quincunx order, and are convex, somewhat oval or 
broken. There is also a Scrtularia ; a spreading Flustra or 
two, one row r of cells at the broken edges of which will 
help to distinguish them : they arc of very fine texture, and 
exquisite structure : they arc also in folds or wrinkles over 
the inside of a Pecten, which is very common in Crag. 

These pits afford a great variety of shells and other 
marine subjects, enough to stock a cabinet, and as perfect 
as if fresh ; and although in general quite ochraceous 
outside, some are nearly white. These arc all preserved 
in the Crag, which is chiefly broken shells, with some 
Quartz sand ? much more perfectly than if they had been 
preserved in bran, which the Crag very aptly resembles in 
colour ; varying, however, in being of a darker or lighter 
ochraceous tint. It is chiefly Carbonate of Lime and Oxide 
of Iron, and is considered excellent manure in the place 
where it abounds. The compact kind is used near Orford 
for building walls, &c. ? being easily cut into blocks con- 
taining about two cube feet each. 
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TAB, CCCCLXXXIL 

CALX carbonata, imitativa. 

Sponge-form Carbonate of Lime,. 
Sponge Rock. 

Since rocks or formations maybe particularised, and the 
modern laudable plan of investigating claims definite cha- 
racters when they present themselves to identify them by, 
i thought, before I finished this work, it was an obligation 
on my part to hint something towards it ; especially the 
upper series, which arc most numerous, and will necessarily 
want comparative analogues. With this view, the present 
Sponge Rock is remarkable, distinctly to be recognised, and 
instructive. The name, I presume, will answer the purpose 
as well as Coral Rock or Formation, I do not know that 
it has been mentioned by any author under any title. I 
will therefore observe what are its characteristics; not 
knowing accurately whether its extent or quantity will 
allow of its being considered a distinct formation, or whe- 
ther it is only a part of the Coral Rock ; which may, 
however, by such attention, be better remembered. The 
place where these petrified sponges are found, is, from 
their appearance, called a gravel-pit, and has been opened 
a long time to supply the roads in its vicinity. It is al- 
together a mass of much variety ; the sponges, some re- 
sembling the Sea-fig Sponge, (Sol. and Ellis, tab. 59. 4.J 
being conspicuous and abundant, occur either in large 

Q 2 
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irregular masses, small or just expanding specimens, or 
very large aggregated or more varied si tapes* The upper 
figure is of the latter description, they grow together some- 
what paras ideally ; the s mailer irregularly conjoined with 
the larger, besides admitting of some variety, as undulating, 
&c* Fragments of Echini, and other marine productions, 
are often attached to them. The lower figures are a series 
from the younger nearly globose small ones, to the longer 
and more perfectly cup-shaped ones. It in some measure 
resembles the Spongia infundtbuliformis. I will, for di- 
stinction's sakej call it Spongia pezizoides. I had given 
a hasty description published in Linn. Trans, vol. x. 
p. 405. 

The pit has immense quantities of these, the greater part 
broken ; and also of Echini spines, masses of mixed stones, 
and I found a curious piece of the septa of a large Nautilus, 
resembling N. centralis, Min. Conch, tab* I, but I think 
another species, in which the siphuncle is central. The 
cast of the chambers is a mere mixture of fine gravel, and 
bits of shells, cemented by a dark ochraccous substance. 
There are also some very perfectly preserved Tercbratuhe, 
some smooth, others undulating and notched, showing the 
cartilaginous appendages within, well preserved. Many 
other remarkable small corals, and even flustra?, accompany 
these. Somew hat resembling the Crag Rock as they are 
called in Suffolk, as tab, 481, but does not afford the cha- 
racteristic Murcx contrariusj Min. Conch. 23, or Bt. strialus 
Min. Conch. 22. 



i 
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TAB. CCCCLXXXIII. 

AUG I LLA electrica. 
Fibrous Tourmaline* 

Class 2. Earths. Ord. t. Homogeneous. 

Gen, 1, Argilla, Spec. . Electrica. 

Far. Fibrous. 



The occurrence of capillary crystals of Scliorle or Tour- 
maline in Unanimity mine in Cornwall, and the novelty of 
its appearance, warranted a figure of it as a variety in this 
work ; and I am pleased with the friendly means by which 
I am enabled to give it, having been presented with the 
Specimen by William Rashleigh, esq, M. P,, who succeeds 
to the valuable collection of my late friend, Philip Rash- 
leigh, esq. 

The crystals appear, from such as could be distinguished 
by the microscope, to be all hexaedral prisms, rather flattest 
on two opposite sides : the whitish and grayish appearance 
is a dilute colouring in the crystals, which, when viewed 
perpendicularly, have often a rich dark blue aspect ; they 
cover Quartz with Killas and Tin Ore, 
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TAB. CCCCLXXXIV. 

ARGILLA PiniL 
Finite. 



Class 2, Earths. Ord. 1 , Homogeneous. 

Gen, l. Argilla. Spec* . Pinite. 

Sm Pinit. Haiiy Tabl.53. Bonrnon, CaiaL 123, 
Micarelle. Kirwan. 



Sr. Mi c h a e l's M o it n t prod u ced t he present spec ime n , I 
a iu lug lily pleased to be able to give it as British, and to 
acknowledge the opportunity of doing so, as one of the 
many favours conferred upon me by the Count de Bourn on. 
The finer specimens of Pinile are usually brought from a 
mine called Pini, at Schueeberg in Saxony : in them the 
Finite is usually imbedded in Granite ; but both the Count 
and myself have found large specimens containing square 
prisms, in masses of a kind of decomposing Porphyry, 
brought as ballast, to mend the roads ; but from whence, 
we have not been able to ascertain with certainty : these 
masses are also remarkable for large hexaedral prisms of 
dark reddish brown Mica, which have numerous vesicles 
in them as if they had been subjected to the action of vol- 
canic fire. The Finite is still solid, but brittle. 

The upper specimen is a somewhat decomposed granular 
Feldspar, in which are small octaedral columns. The other 
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figures are taken from foreign specimens for the sake of 
illustration ; one of them is from Auvergne* 

The texture of Pinite approaches to that of Steatite, 
but it is not quite so soft : its lamellar fracture, from which 
it takes the name Micurelle, is very indistinct, except near 
the ends of the crystals from Pini, to which it gives a 
metallic lustre. It is infusible before the blowpipe* Its 
primitive form, according to Hatiy, is an hexaedral prism ; 
and he considers the square prisms which sometimes occur, 
as produced by a great enlargement of two primitive and 
two secondary faces of the dodccaedral prism ; but the 
Count de Bournou informs me that the rectangular prism is 
the primitive form i and this opinion is certainly well 
supported by his excellent scries of crystals. The outline 
explains both these opinions. Spec* Grav. 2*980. 



Analysis by Klaproth : 
Aliimine . 6 




63'75 
675 



Oxide of Iron 



100*00 
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TAB CCCCLXXXV, 

PLUMBUM sulphatum. 
Sulphate of Lead. 



Class 3, Metals. Ord. 1. Homogeneous. 

Gen. 15* Lead. Spec. . Sulphate. 

Syn. BournorCs Catalogue 356. 



The present figures of Sulphate of Lead extend, with what 
have been done before, to nearly all the varieties at present 
known in Great Britain ; but there are many intermediate 
ones. 

The white part of the upper jigure has not the common 
appearance of a Lead ore, but in the fracture looks like 
Sulphate of Barytes ; it is softer, heavier, and has more 
lustre than the Barytes, but may be detected with certainty 
by means of the blowpipe on charcoal. It has a few faces 
on the somewhat plated edges. 

The lower specimen has rather a new appearance, the 
longer bars (if I may so call them) are brighter, in general 
appearance, than the above, and are long very acute rbom- 
boidal prisms: the small crystals are also acute rhomboiclal 
prisms with various modifications not unlike some Sulphates 
of Barytes : they have the plated fracture parallel to the 
primitive. 

The left hand fgure represents a large, almost lenticular 
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crystal, cor responding nearly in form with some minute 
ones from Anglesea. I suppose this to be from Derbyshire ; 
it was in Mr, Day's collection. 

All these specimens have indications of lamina? parallel 
to a fhomboidal prism, such as are figured in tab. 153 and 
341. , The Count de Bournon has been led by reasoning 
upon the forms of the crystals of Sulphate of Lead in 
general, to adopt of late a rhomboidal prism of about 
101° 3(f and 78° 30' for the primitive form; a circumstance 
greatly in favour of what I have stated in the description 
of tub, 341, and which only wants correct measures of the 
fractures to verify it. 
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TAB. CCCCLXXXVL 

PLUMBUM carbonatum, micans. 
Rhomboidal Carbonate of Lead* 



Class 3. Metals, Ord. 1. Homogeneous, 

Gen. 15. Lead. Spec* , Rhomboidal Carbonate. 

Syn. Plomb carbonate rhomboidal. Boitrnon 
Catalogue 343. 



This Carbonate of Lead is rare, and seldom noticed among 
those found at Wanlock-head ; the crystals are generally 
small ? but well defined and interesting. The Count de 
Bournon considers the primitive crystal to be an acute 
rhomb, whose angles are 60 and 120° : this rhomb is often 
truncated at the apex, and the face produced has a mica- 
ceous or pearly lustre : the crystals are also laminated in a 
direction parallel to this face. By the truncation of the 
other angles, this rhomb passes into a hexaedrat prism, and 
when this prism is very short, it becomes a hexaetlral plate, 
the terminal faces of which being pearly, give it a great 
resemblance to Mica ; from which* however, its weight, 
briltleness, &c, readily distinguish it. The pearly lustre 
of the terminal planes, its superior hardness, and primitive 
form, distinguish it from the common Carbonate of Lead ; 
it may also be known by its melting into a yellowish gray 
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bead, without first becoming bright yellow and powdery, as 
the common Carbonate (Joes, 

The upper, figure represents a specimen lent me by my 
very kind friend G. L. Meason, esq. It is on a mass of 
common Carbonate of Lead, and it exhibits two varieties ; 
one in long prisms collected together in a large scopiform 
manner ; the other, rhomboidal crystals with their apices 
truncated. The next Jigure shows small hexaedral prisms 
upon Galana. On the right hand at the bottom^ I have 
added a large crystal of a brownish colour ? one of those 
described by the Count dc Bo union. The tabular variety 
I have figured in tal. 3iS as a variety of the common 
Carbonate, not having information enough at the time tq 
consider it a distinct species. 
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TAB. CCCCLXXXVIL 

URANIUM oxygehizatum. 
Oxide of Uranium y Uran-glimmer. 

Ciass3* Metals. Ord. \. Homogeneous. 

Gen. 12. Uranium- Spec. . Oxide. 



XHESE curious varieties of tins rare substance arc so re- 
markable, and have so difll^rcnt an appearance, that tlicy 
may naturally be mistaken, without particular attention. 
The crystals are, however, mostly square plates, but heaped 
or grouped in little fasciculi, which give them a more 
cubical appearance than usual. Some are placed so as to 
give a fan-like form, being a little elongated, and placed 
nearer each other at the base of attachment. Tliey vary 
also in some other respects, but particularly the arrange- 
ment of the minute crystals in a linear order. This specimen 
was brought from Cornwall by Mr. Mawe. 

The specimen Jigwed leiotv was presented to me by Mr, 
Fox ; it is in much larger plates than usual, and extremely 
thin : their rectangular figure is, however, distinctly marked 
on the plates, which stand in broad fasciculi in different di- 
rections : they arc very tender, fracturing easily into very 
thin sparkling Glimmer. The ganguc is Red and Black 
Quartz, or lied Jaspcvinc Quart/:. The specimens are 
from Tolcairn mine* 
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TAB. CCeCLXXXVIII. 

TITANIUM oxygenizatum. 
Red Oxide of Titanium — Until?* 

Class 3, Metals. Ord* , Homogeneous, 

Cm. 22. Titanium. Spec, . Oxide. 



Xiif.se specimens are from Cairngorum in Scotland, and I 
feci much gratified that there is added to British Mineralogy 
before it is finished another appearance and locality of so 
rare a substance that was not much known even in foreign 
countries. Many persons possess fine specimens of Quart/ 
containing rod needle-like crystals of Titanium and long 
angular empty spaces, which, by their form, are now known 
as I laving probably once contained this substance ; but 
these specimens are mostly foreign. 

The upper specimen seems to have been part of an exposed 
vein in .Micaceous Schist, and the Quartz is curiously di- 
stinguished by a certain ruggedness, perhaps owing to 
exposure, which gives it a rough ish opacity outside, al- 
though it is very transparent and pellucid immediately 
beneath, holding long straight thin bars of Titanium in 
various directions, mostly separate, and of irregular forms : 
they arc of an opaque brownish red or bright red according 
to the position of the light, reflexion, or fracture. The 
Quartz has a more milky appearance, and is destitute of 
Titanium in the interior. 

The loiver specimen has a large proportion of Titanium, 
in bars an inch or more long, so crowded as to give the 
whole a brow n red appearance, being about half Titanium ; 
the rest. Quartz with some vestiges of the Micaceous Schist, 
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TAB, CCCCLXXXIX. 

S1LEX quartziim. 
Amorphous Quartz or Flint. 

1 lints that lie upon (he Chalk about Salisbury plain, &cv 
in Wiltshire show much variety, and have mostly been 
noticed as being casts of various animal remains. I be- 
lieve the appearance represented in the upper figure has 
not been before mentioned. The marking cannot be called 
d end ritrical, or described by any other term used in Minera- 
logy that I know of; and in addition to oilier unaccountable 
circumstances attending the formation of Flints, which 
seem to have been in different states of fluidity capable of 
taking the nicest casts or impressions, we here find an after 
substance taking up more or less of the space or vacancies 
that were apparently formed in the flint by a hot and dry 
process cracking it. This substance distinguishes itself in 
the form of a pure white opaque Calccdony, and has in this 
instance adhered to one side of the crack In such a manner 
as often to allow the flint to divide again and show the par- 
tial passage of the Calcedony which has formed in globules 
like moisture, and running in various directions confined 
by the narrow space, has become flattened ; and while the 
effect excites curiosity, it serves to explain the sort of flui- 
dity that succeeded that of the Hint. These flints have a 
marly brown outside. 

VOL. V* » 
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The lower specimen is a fractured flint from an upper 
series below Highgate hill towards Barney and the whiter 
markings appear to be in consequence of some parts being 
more susceptible of change by exposure to weather or 
bleaching than others. It is thus I would account for it ; 
and as most flints have apparently enveloped various 
matters, the parts within may be in a state of union, 
yet sufficiently irregular to be acted upon partially ; 
these mixtures may also account for the variety of colours, 
transparency, spots, &c, in flints : this indeed is distinctly 
seen in some that have enclosed Madrepores, which are re- 
placed transparently, while the rest is more opaque and has 
the usual gray appearance. 
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TAB. CCCCXC 

SILEX talcum. 
Massive Talc. 



Class 2. Earths. 
Gen, 4r. Silex, 



jMassiye specimens of Talc occurring in large somewhat 
scopiform varieties may resemble Trcmolite or the pale 
coloured Actinolitc, or if darker coloured would approach 
in appearance to tab* 320, The less rigid fuel, the pliabi- 
lity, softness, &c. will readily distinguish it. The speci- 
men selected for this figure is from Porfsoy, in the neigh* 
bourhood of which place a great variety is found with such 
close resemblances to the above-mentioned minerals in many 
instances as to be difficultly distinguished, and at first sight 
seem passing, as it were, into them. The rhomboidal form 
of the nucleus is marked by lines upon the surface of the 
plates and is almost measurable, which much assists our dis- 
crimination ; the angle is 120 y . It crumbles rather readily, 
and will give the soft silvery gloss usual to Talc, by rub- 
bing on the hand, &c. ActinoLite irritates like Cowhage, 
as formerly mentioned. Bright and fine white Talc is very 
abundant in some parts of the East Indies, the native 
artists take advantage of it for a permanent colour, and in 
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Ord. I , Homogeneous. 
Spec. Talc. 
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some states to represent the fine silvery inclining to pearly 
lustre of the scales of the fishes they make portraits of, 
which are so much admired in London. It is far prefer- 
able to Silver itself for such representations ; it is also a va- 
luable article for various purposes, and is sold at a hand- 
some price when good. I should think it might be found 
in Scotland and Ireland as good as in the East Indies, if 
properly sought for. 
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TAB, CCCCXCL 
SILEX 
Tremolite* Grammatite. 



Class 2. Earths* Ord. i. Homogeneous 

Gen*A. SileK, Spec, . Tremolite. 

Syn* Tremolite. Boumon's Catalogue 87. 

Grammatite, Hatty 3, 227. 

Tremolith, EmmerU 1. 426. 



Tins specimen is from Scotland. lis harsh, rigid tex- 
ture, and in some specimens its broad laminae, at first distin- 
guish this substance from varieties of Asbestus and Talc. 
A certain degree of elasticity distinguishes the fibrous 
variety from Actinolitc, and when crystallized the form of 
the nucleus j and easy divisibility into fibres by the finger 
nail, are characters by which it may always be known. 

The colour, though generally pale, is however variable ; 
in some parts of the present specimen it passes from white 
to light greenish and light brown. The lustre is sometimes 
almost silvery, resembling Mica. In some parts it is in 
nearly perfect rhomboldal prisms. They show a tendency 
to the outline below. The cross fracture is fibrous and 
splintery. The nucleus is a rhomboidal prism of 126* b% 
and 53° 8', whose terminal planes are perpendicular to the 
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axis* It is divisible also in the direct ton of the two diago* 
nals of i(s terminal plane. We are indebted to the Count 
de Bournon for pointing out the distinguishing marks be* 
tween Tremolitc, Actinolite, and Hornblende. 
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TAB. CCCCXCIL 

S I L E X actinolithus. 
Actinolile. 

Class 2, Earths. Ord* l« Homogenous, 

Gen. 4. Si lex. Spec. . Aetinolite. 

Syn. Actinote, Boumon's Catalogue 85. 



The Count de Bournon baying lately published the dif- 
ferences between certain minerals hitherto confounded to- 
gether as varieties of Aetinolite, some of which really belong 
to Hornblende, to which Ilaiiy has united all the varieties 
of Aetinolite and Tremolite, we are glad through his kind- 
ness of an opportunity of exhibiting a Scotch specimen of 
that sort to which he has retained the name Actinote. It is 
in Serpentine, and is quite new to me ; it is rendered beau- 
tiful by a particular chatoyant lustre that depends upon 
interior faces or fibres reflecting a yellowish light, under 
peculiar circumstances, varying according to the stronger 
or weaker adhesion or greater or less transparency of the sur- 
face and the polish of the next plate or fibre. There are two 
directions of the lamina?, so that the light is reflected in two 
principal directions. The nucleus of Aetinolite, according 
to Bournon, is a rhomboidal prism of about 150 * and 50°, the 



no 

terminal planes of which are inclined towards the acute 
edges at about °4°. 

The dark green crystals added to this figure for ilhisfra* 
tion are from Norway, where they were found intermixed 
w itli prism at i c H orn b te n d e * T hey show th e pes i t ion of t he 
terminal face., which is the distinguishing character. 
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TAB. CCCCXC1II. 

Gneiss, 

Syn. Gneiss. Jameson, Lucas, fyc. 
Gueiis, Werner, fyc„ 



Perhaps it would he hardly pardonable not to give some 
hint of what is the popular idea of the formation or peri- 
odical series of this our Empire, considered as related to the 
whole globe. 

Granite, being the foundation or oldest rock, consists 
chiefly of the three substances comprehended at present 
under the terms Quartz, Feldspar or Kaolin, and Mica. 
These are exemplified in many parts of this work, but, 
those that relate to the more primitive granite formation are 
tabs, ISO, 181, 332, &c. and the others are more and moro 
subordinate, as tabs. 211, 212, 224, &c. 

The next rock is Gneiss, in winch are the same consti- 
tuents, Quartz being in general the most abundant, and the 
Mica lies in strata or layers, so that the rock is stratified : 
the strata varying much in thickness make it in some cases 
resemble slate; sometimes it seems rolled one part over 
another or undulating, &c. ; indicating a tremendous and 
mighty agency, beyond the comprehension of us mortals, 
yet pointed out by the seeming effect on the vast and massive 
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granite, having separated it into immense blocks, logan 
stones, granules, and even into dust to astonish and amuse 

The strata of Gneiss^ approaching more or less to vertical, 
form peaks and towering craigs* The black mica in many 
specimens is so brilliant as to be compared to the fine 
splendent metallic lustre sometimes found on the laminated 
glittering substance from the chimneys of iron furnaces. 
My friend Mr. Meason sent me a specimen from one of the 
Western Isles of Scotland, something lit e the upper specU 
mai) which is passing into Mica Slate, The lower sped* 
men is from the neighbourhood of Aberdeen, and contains 
small bright cubes of Pyrites. Garnets, Topaz, Tourma- 
line and most of the metals are found in Gneiss, 

The Moor stone of which the crosses in Devonshire are 
made may perhaps be the beginning of the Gneiss forma- 
tion, or the latter of the Granite : blocks are apparently 
chosen of a somewhat continuous form ; and I have one 
6 feet long and 10 inches in diameter, in which the crystal* 
of Feldspar are 3\ inches long* 
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TAB. CCCCXCIV. 
Burnt Rock. 

Geological research and chemical investigation arc ro 
quisite to account for the appearance of this stone, which is 
generally as if it had undergone a burning process. The 
specimens Mere sent me by Mr, Pennant himself some years 
since, and are labelled from near Mosctyn, mentioned in 
his account of "Whit ford, p. 136- I hope this plate will 
be acceptable as a specimen of the pseudo- volcanic nature 
of some rocks or remains of rocks. I would only hint that 
it may be pseudo- volcanic, bat do not mean to venture an 
opinion, hoping that its history will come from more con- 
versant hands than myself. Sir IT, C. Englefield favoured 
me some years since with specimens from near Leeds, in 
Yorkshire, that have some similar signs of heat and fusion 
apparently having acted upon an irony schistose rock or 
clay, which lias become like dull red Jasper ; it is full of 
cracks, and has a cinder-like bubbled appearance which he 
could not then account for. 

The natural Coak, tab, 192, much resembles a pseudo- 
volcanic production; this is, however, I think, sufficiently 
explained there as caused by the decomposition of the py- 
rites by water and air. 

The Kizen-kiesel Jasper, tub, 219, nearest resembles these 
pseudo-volcanic changes \ the hollows^ however, are gene* 
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rally sufficiently characterized to show something like im- 
pressions of crystals having passed out of thera ? and the 
crystals of quartz are perfect and shining red, trans* 
parent, &c. 
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TAB. CCCCXCV. 
CUPRUM peroxygcnizatum* 
Black Oxide of Copper. 

Class 3. Metals. Ord. 1, Homogeneous. 
Gen. , Copper* Spec* , Peroxide, 

Syn. Black Copper Ore. Kirw. 2. 143. Thom- 
son, 4, 45 L 
Le Ciuvre noir. Brochant, 2. 180* 
Cop per- black. Jameson, £2. 207. 
Kupfer-sclmartz. EmmerL % 244, 



This lias often a sooty appearance, but the shining semi- 
metallic surface produced by rubbmg is a particular cha- 
racter of it. It often lias the appearance of having been 
eublimed by some process within the rifts of the rocks, and 
covers the Quartz, &c, which accompanies other copper 
ores. In many specimens it is evidently the result of the 
decomposition of other ores* sometimes forming into small 
concentric ; seemingly botryoidal appearances, something 
like Iron Haematites. It is either pulverulent or in soft, 
smooth, friable crusts varying but little in colour from blue* 
ish to a dusky black, according to the quantity of Iron 
mixed with it. It appears scarcely to have been noticed 
as British till lately the Count de Bournon has made it 
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public in liis Catalogue, from whose observations it appears 
tliat most of the other ores of Copper produce it by decom- 
position. 

It is also found in Hungary, Silesia, France, and Siberia. 
The Count de Bournon has kindly allowed me to select three 
Cornish specimens from his collection for figuring- One 
accompanied by Arseniate of Copper is coating Quartz 
crystals; another is the last stage of decomposition of blis- 
tered Copper Pyrites. I have recently received a specimen 
or two from a mine in Cornwall, in which the mammillated 
variety of the black Oxide is covered by spiculae of dark 
green Arseniate of Copper ; here the Arsenic Acid seems to 
have entered into combination with the Oxide of Copper, 
but in the smaller specimen figured the Arseniate seems to 
be decomposing, leaving the Copper on its surface. 
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TAB. CCCCXCVL 
CUPRUM sulpliurcum. 

Variegated Copper Ore, B untie upfererz. 

Class 3. Metals, Qrd 1. Homogeneous. 

Gen t . Copper. Spec. . Sulphurct, 

Sect, 2. Oxygenized. 
Syn. Purple Copper Ore, Kirzv, 2. 142. 
Variegated Copper Ore. Jameson, 2. 189* 
Cuivre pyriteux hepatique, Haiti] Traite, 3. 

536. TabL 86. 
Double Sulfure de Cuivre et dc Fer. Bournon's 

Catalogue, £21. 
Runtkupferertz. Emmcrl. 2. 228. 



Tins ore is found in many places, besides Tincroft mine 
in Cornwall, whence our specimens. It was in Mr. Day's 
collection, and I have received it from my late friend 
P. Uashlcigli, esq. It is found in masses, plates, and also 
crystallized, its crystals arc described to be octaedrons. 
Tliis expression of the form of the crystal may have arisen 
from the peculiar and remarkable appearance of certain 
groups of cubes which are often confused. My specimens^ 
however, show the cubes in some instances very clearly, in 
others the aggregation of cubes is perhaps such as has hi- 
therto escaped notice, viz. two cubes placed so as to form 
the resemblance of two pyramids united base to base, each 
composed of six coricave sides with re-entering angles; 
the edges of the cubes form those of the pyramids; th« 
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faces of the cubes intersecting each other form the re- enter- 
ing angles ; supposing the axis of each cube to run through 
two opposite solid angles ; the axes of the two cubes coin- 
cide with tbe axes of the double pyramid. The two cubes 
thus mixed j with their bounding and bisecting lines, are re- 
presented in Me upper outline, with dots. &c* to make it 
as distinct as such an outline can well be. The right hand 
outline has the pyramids nearly in profile, and in the left 
hand figure the apex is brought near to the front. 

The groups in the lower specimen are chiefly these figures 
placed like the upper outline ; in the middle one the larger 
cubes are rather rounding aggregates of many small cubes, 
hence they are roughisli and crowded ; their surfaces are 
partially covered with a greenish patina, showing a forward 
state of decomposition* The cubes in the upper specimen 
are smooth, variously tarnished or coloured, generally 
blackish, or steel gray and iridescent in many parts, Tliey 
also show an inclination to vary inside when broken, as the 
flaws are often tarnished and iridescent: the darkness of 
the tints, however, helps to distinguish it from other Copper 
ores. They are rather easily scraped w r ith a knife, and may 
always be known from the other Kulphurets of Copper by 
the purplish red colour of the fresh fractured surfaces. 
Analyses by Klaproth. 
Copper * 63-7 - 58 . 69-50 
Iron , . 12-7 . 18 . 7*50 
Sulphur - 19*0 . 19 . 19-0 
Oxygen . 4-5 . 5 , 4'0 
I have a beautiful specimen accompanied by green and 
bronzed mammillated Copper from Cook's Kitchen, in 
w hich the faces of the crystals arc yellow bronzed in one 
view, and green bronzed in another; thus the two cubes in 
the groups are distinguished from each other by their colour, 
I am obliged to the Count de Boumon. for the loan of 
the two lower specimens. 
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TAB. CCCCXCVrL 

CALX carbonata, 
Amorphous Carbonate of Lime. 



Div. 3. Amorphous. 



In tab. 79 I have figured the Red or Variegated Primitive 
Marble from Tirie; it is of a very fine grain : the present 
specimen is of an equally fine close waxy texture, serni- 
iransparent and white ; it would be beautiful, if it could 
be got in massive blocks, for the purposes of the statuary. 
It however seems, from what I have of it, either to have 
brew gathered unskilfully, or it is generally of too slaty or 
fissile a structure for such pur;:osi s ; and nvn when it looks 
uniform, it is often lull of threads of Tremolife or granule 
of Quartz- It is heavier than common marble, and is said 
to have a portion of Carbonate of Magnesia in it ; whence 
it has been ranked with the Dolomite, so named in honour 
of Dolomicu, who noticed such marble abroad; but which 
is not now considered a distinct species. The fine texture 
is its distinguishing eharaeter. 1 do not know any sub- 
stance with which it may be compared in that respect, 
better than thai of the Omnia gigas, which has no appear- 
ance of granuhe or crystallization. The sguarer piece in the 

VOL. V. S 
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lack ground has less of the fissile divisions, and contain* 
fewer of the hard granular that are so detrimental to it for 
the masons' use. It has a small vein at the bottom partly 
crystallized* I believe it sometimes alternates with the 
other Tiric Marble, and sometimes with small grained 
Gneiss containing Garnets, &c* 
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TAB, CCCCXCVIIL 

CALX car bona t a. 
Coarse Vrlmitivc Marhk, or Limesto?ie. 

A q it bat part of the Earl of Arrays estate at Donegal in 
Ireland 1ms this Marble in some variety : it much resembles 
Carara Mar Me, and I 1 li ink it misfit he chosen equal in 
quality if not superior tq it. There appears, from the 
specimens 1 have s, e;i, and what have been described, to 
be great choice of it. The front specimen is (he common 
or large-grained variety : it seems composed of regular sized 
broken pieces, less than peas, of partly crystallized Car- 
bonate of Lime, lying close to each other, and adhering 
so as to form a tolerably tirm and compact mass, sometimes 
a foot or more thick, and uniform. The present specimen 
is chosen to show the variety of stratification ; it is striped 
as it were with a mixture of Pyrites, and Mica with the 
appearance of Chlorite : Mica is also on its surface, and 
seems to be common to it, and disposed nearly as in Gneiss, 
dividing it into plates or laminae. T/ie middle piece is of 
the more common dirty grayish tint, which, added to its 
coarse grain, renders it unpleasant to those who are used to 
Italian Marble. The other piece is of a finer grain, and 
very nearly corresponds with the true Carara Marble 
above mentioned. 

The exposed parts of the rock which is composed of 
this Marble, are apt to disintegrate and crumble ; and, like 
other stones quarried, it ought to be kept from the sun and 
air> and dried gradually, if intended for durable uses. 
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TAB- CCCCXCIX. 

A R G I L L A suhsulphata. 
Subsidphate of Al amine. 

Class 2. Earths. Orel. I. Homogeneous, 

Gen, l, Argilla. Spec* 3, Subsulphate. 

Svn« Subsulphate of Alumina. Thomson's Annals 
2. 238. 

Aliunine Pure, Haiiy Tab, 5S. 
Pure Clay* Jameson, 1. 294* 
Native Argill. Kirw. 1. 175. 



Some time since my first acquaintance with the indefati- 
gable Mr. Mautell, he sent nie, along With Crystallized 
Carbonate of Lime in Chalk, (see Brit. Mini tab. 4.37.) and 
other things from Beaehy Head, a specimen, which 1 put 
on one side to examine when opportunity offered, as it pre- 
sented to me a new appearance. 1 was soon after favoured 
by Mr. Brando with a specimen of pure Clay from the 
Clilf at New haven in Sussex, and was struck with their 
similarity : they have since proved to be actually the same ; 
for Mr. Mantel! found his specimen among some Beach 
stones near Lewes, which had been brought from New- 
haven, where Mr. B. found it, and from whence Mr. M* 
has sent me additional specimens. By careful examination, 
Dr. Wollaston and Mr. Smithson have found it to be a 
Subsulphate of A In mine. See Thomson's Annate^ v. ii. 23$. 

The description of pure Clay from Halle in Saxony (lit 
Kirwan, and most authors since,) accords so well with tins 
substance, that I feel no hesitation in pronouncing" it to be 
the same; it apears also to occur in a similar situation, as 
it is accompanied by Gypsum. 

It has been suspected by Widenmann and others, that 
the pure Clay of Halle is only the refuse of some chemical 
laboratory ; Jameson, however, says that its external shape 
is sufficient to prove it a natural production. The Gypsum 
that accompanies it, and a similar substance being found 
in other places where no doubt can arise, confirm his opi- 
nion. I am much gratified that this question is settled by 
specimens discovered in my own country, making a valu- 
able addition to British Mineralogy. — I here quote my 
assiduous friend's letter on his sending it me from New - 
haven, in which he describes its locality : "It occurs both 
stratified, and in tuberose masses, upon the Chalk, and 
under a stratum oi' Sandstone. The first reaches to a great 
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height, perhaps two or three hundred feet above the shore ; 
;niti as (Into arc several distinct strata of Marie above the 
Subsulphafe of Alumine, it is impossible to obtain any of 
the latter immediately from Us native bed without exposure 
to considerable danger. Large fragments of the cliffs are fl 
however, frequent ly falling down, so that a pretty good 
supply may generally be procured. I consider myself very 
fortunate in meeting with such beautiful specimens, as two 
French gentlemen had been collecting it but a short time 
since.'* — When fresh gathered it is somewhat unctuous to 
the touch; it has a horny sem [transparency, and is perfectly 
white; when dry it is smooth but not unctuous, and is 
opaque; it does not adhere to the tongue, but rubs o ff on 
the finger; when wet it cuts like soap, when dry it is 
smooth, and very soft under the knife; a low red heat ren- 
ders it friable: according to Kir wan it is infusible at ItiG* 
of Wedgwood. 

The analysis of a specimen from llalle gave Fourcroy, 

Alumina 45 

Sulphate of Lime * ■ . . 24 
Water . . . . . . . 27 

Lime 3 Silica, and a Muriate . 4 
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while Mr. Simon of .Berlin found 

Al Limine 32*50 

Water 47- 

Sulphuric Acid * 10*25 

Stlex .0-45 

Lime 0'3G 

lron ; Oxide . 0*45 
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The Rev. Mr. Western has given me specimens exactly 
like ours, but smaller, from Lissey in Moravia. 

The upper specimen has a very little ochraceous Marie 
about it in the crevices, and the tuberose appearance is 
rather smaller than usual : but smaller and larger masses 
resembling the head of a cauliflower, &c-, are found, which 
differ but little from it. The lower fgure is somewhat 
more crumbly, and surrounds a fragment of Common Flint 
Pebble* Masses of Marie and Crystallized Sulphate of 
Lime, more or less coloured by Iron Ochre, often accom- 
pany these nodules. The Subsulphate of Alumine appears 
to result from the decomposition of Iron Pyrites, producing 
Sulphate of Iron, which is again decomposed by the Clay 
or Lime. 
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TAB. D, 



FER R U M h yd ro-o xygeni m t u m . 
Uydro-Oxidc of Iron* 



Syn. 



Class 3. Metals. Ord. U Homogeneous. 
Gen. 8, Iron. Spec. . Hydro -oxide. 

Fer hydro-oxyde. Bourn. CataL S8'4* 
Fer oxyde- Haihj TabU 98. 
Brown Ironstone. Jameson. 



Having some time had a desire to exhibit some varieties 
of Ironstone j I now feel a satisfaction in adding the present 
specimen to British Mineralogy. It occurs in a stratum of 
indurated Made that rests on a thin seam of Surturbrand, 
(see tab* 189) called, in such a situation, Coal : the Surtur- 
bra ml is mixed with striated Gypsum, which beneath is 
crystallized in abundance in a looser Marie, immediately 
above the Sandstone that is over the Subsulphate of Alu- 
niiue ; see tab* 499. The impression of the leaf looks like 
the larger foliage of the Platanus orientalis ; but as the im- 
pression does not expose the extremities, it cannot be yet 
determined *, In the same mass are the remains and casts 
of bivalves +, perhaps Cyclades, resembling the Limiean 

* It would, if ascertained, bp a further illustration of a received opinion, 
that British Fossils nearly resemble the recent productions of the East, 

t This is the only instance I ha\e seen of leaves and shells together, ex- 
cept a Fern ca>t in Ironstone, accompanied by an TJnio of Lamarck. See 
tub, 33 of Mineral Conchotomy. 
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Mactra solida or subtmneata, which is also found abun- 
dantly in company with the? Ccrithia in the bed of Blue 
Clay above, at Woolwich* Thus we have some indication 
of a contemporary formation : the shells at Woolwich are 
abundant, and much in the same state of preservation. A 
cast of an Unio also accompanies the Cy chides in this 
ferruginous stone* I do not know how it is in Wilts!] ire, 
where the Ironstone so much resembles Scoria, and is pe- 
culiar for its strange impressions, which f can only compare 
to the cast of some shell that lias a Low spire, but the inside 
seems to have a subdivision ihiA gives it the appearance of 
being double, and the termination when perfect is like the 
end of a rani's horn. I hope, from the inquiries now 
making, to see these more perfect for Mineral Conch ology. 
These casts an? accompanied by many other species, but 
not so distinct as I could w ish ; the mass often includes 
little Flints, whole or broken, or bits of Chalk ; but is 
often full of hollows like Iron Scoria : it is certainly only a 
deposition of Oxide of Iron bom water, cementing together 
any thing in its way, as rusty iron often does. I have 
added a specimen at the bottom of the plate. 
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TAB. DL 

CUPRUM subsulphureuni. 
Subsulphuret of Copper, — Vitreous Copper Ore* 



Syn, Bournon's Catalogue, 2 1 9. 



Tabs. 359 and 360 have already shown some modifications 
of this species of Sulphuret of Copper. The present spe- 
cimen exhibits single or grouped hexaedral prisms often 
heaped in a curious order, generally very distinct from the 
Pyrites on which they lie, as if scattered over it by chance. 
The sides of the prisms are more or less broad, correspond- 
ing with an irregularity in their aggregating ; nevertheless 
the angles measure constantly 120 3 or 60°. They are 
relieved by the line contrast of colours in the upper Jigure 
among beautiful blistered Copper Pyrites ; see tab. £32 : in 
the lower specimen i\v?y are upon a piece of Quartzose 
Oxide of Iroii;~both are from Cornwall. 



189 



TAB. DIL 

CUPRUM sulphureunu 

Buntkttpferertz* 

Iiie late Mr, Philip Rashleigh in 1802 figured a specimen 
of tins appearance as a Gray Copper, which it was then 
understood to be, and of which there arc some specimens 
that much resemble (his, being hexaedral tables ; but the 
grayncss of the surface, generally, and the want of redness 
inside, constantly, distinguish them* 

The present specimen was probably some time before the 
above period presented by Mr. Rashleigh to Mr. Day, 
from whom it came into my possession ; and it is really 
so nearly similar to Mr. IVs figure, that it might seem to 
be the same specimen. I have some tolerable specimens 
without the prismatic colours on the surface ; but the cop- 
pery redness of the interior is, however, conspicuous. 

Some of the plates are three- (bur- or five-sided, arising 
from the enlargement of some of the sides at the expense 
of others; the angles necessarily remaining 60 Q or J 20°, in 
conformity with the regular hexaedral prism. The middle 
figure represents the common appearance of this substance 
in a moderate specimen. The bottom figure is from an 
amorphous fragment, I presume all are from Tincroft 
Mine in Cornwall. The primitive Crystal, &c* has been 
described at tab, 496. 
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TAB. DHL 

CUPRUM sulphureum arsenico-ferriferum. 
Gray Sulphur et of Copper. 



Class 3, Metals, Ord. 1. Homogeneous. 
Gen. 12. Copper. Spec. . Arsenico-ferriferous Sulphuret. 
Div. 1. Crystallized* 

Syn, Cuivre gris. Haiiy Tabl. 86. 

Cuivre et Fcr sulfurc gris. Bourn. CataL 223. 
Gray Sulphuret of Copper, &c. Brit. Min, 
Tab. 358, 



My kind friend, the well-known and scientific Mr, Stack- 
house, of Pendarvis, favoured me with the best specimens 
I had seen of this substance from Cornwall, some six or 
eight years since, I did not then know that 1 should not 
sec better. I now believe there are not much better spe- 
cimens, nor larger Crystals known* It is more common 
in small steel-grained-looking Crystals, whence this Ore 
has commonly been called Steel-grained Copper Ore. Its 
surface resembles line polished steel, witli rather a whiter 
lustre ; and my friends must conceive a little from the de- 
scription, as our methods of imitation will not so nearly 
resemble this stccl-Iikc lustre as could be wished. The fi- 
gure at the lottom of the plate shows the forms of the cry- 
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fctals magnified : the right hand figure shows the truncations 
on the triedral angles, which are sometimes only one or 
two, and correspond with the planes of the tctracdron or 
octaedron ; and are so irregular in size, as to confound 
young crystallographers, by disguising the other faces ; 
especially among such shining groups in holes and corners, 
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TAB. DIV. 

CUPRUM sulphurcum, granulare. 
Granular Sulphur et of Copper. 

Class Metals. Ord. JU Homogeneous. 

Gen. J 2. Copper. Spec, . Granular Sulphuret, 
Div> 1. Crystallized, 

Syn. Cuivrc et Per sulfure d' un jaune pale et d'un 
grain fin ct compacte. Bourn* Catah 232. 



Amoxq my Cornish specimens of Gray Copper, I have 
long retained one, peculiar for several acute bipyramidal 
dodecaedrons of a dull slightly metallic lustre, rough sur- 
face, and grayish brown colour, that are dispersed about it. 
The greater part of the specimen is Quartz and Common 
Copper Pyrites, the surface of which is covered with many 
rhomboidal dodecaedrons of Gray Copper, partly imbedded 
in each other : the pyramidal dodecaedrons are scattered 
among these, but not imbedded. Their fractured surface 
is dull, and exhibits a fine granular texture and grayish 
yellow colour: their hardness is less than that of Common 
Copper Pyrites, and they are rather sectilc. It appears to 
me probable that they may be the same variety of Copper, 
Pyrites, only crystallized ; as that commonly called Blis- 
tered Copper j which the Count de Bournon has lately 
distinguished by the name of Cuivrc et Fer sulfure d' un 
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jaune pale et d'un grain fin ct conipactc ; of which 
tab* 432 is a representation . 

The middle figure shows the apparent proportion of the 
crystals magnified ; they are seldom so short as Quartz, 
hut appear oceasiomJly to be longer than this figure. The 
right hand figure shows a truncated one, with blunt ter- 
minal edges ; and the left hand figure is intended to show 
the fracture, which is rather rugged, and shows the yellow 
metallic lustre, proper to it according to the Count d« 
Boumon. 
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TAB. DV. 
TURF. 

J. urf and the return of vegetable into fossil or mineral- 
ized matter has been allowed as a mineralogical subject in 
many instances, and is highly providential. In numerous 
places in Great Britain there are large bogs which afford a 
cheap fuel, so essential an article in human economy, 
where it would be otherwise very rare. The plants 
peculiar to bogs of this kind are chiefly annuals which 
require but little earth, and having flourished for their 
season, subside on the bed, where nature p reserves their 
remains in progressive stages from the oldest to the 
newest in succession for ages, to be produced and used 
periodically,* almost immediately, or as an heaped and 
lasting store for futurity, being as it were the simplest 
chemical agency to form a sort of coal, and that from the 
very surface of the earth, whether in valleys or on hills. 

The first figure is the looser turf and upper surface, it 
shows the remains of decayed vegetables and is a little 
inflammable. The next figure, 2, is older, more com- 
pressed, and often in the state of touchwood; when dried 
if set on fire, it burns like a fusee; it is of a w r arm brown 
colour. Fig. 3 is a still more compressed sort, harder 
when dryed, and shines when sawed asunder; it is of a 
dark brown colour, and is longer burning rii*. 1 is 
still more compressed and burdened, having, occasionally, 
dense black Carbon interspersed, see the lower figures; 
it represents a specimen from Ireland, where the others are 
also very common. The late Dr. Scott, of Dublin, who 
sent it me in lttOO, observed this black substance separate 
in some of the bo^s, appearing like t i jelly, but when dried 
became black, dense, and brittle about as hard as charcoal, 
and burning with a poignant vegetable odour and with- 
out flame. 

The third specimen is a variety gathered by Miss 

# Beips fit for Oic tuff in from four lo rears. 
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Codrington, at M nddiford, near Christehureh, Hants, ami 
seems to have undergone so me further change, being very 
bard and somewhat porous, resembling Coke. Thus I 
have given the chief varieties of this curious substance. 
It may be proper to observe, that these while in the wet- 
bog remain soft and more or less spongy; after drying 
they shrink much, and the denser ones are not to be soft- 
ened again in water. 

Thus Small annuals are resolved into a coaly substance 
retaining much of the character of vegetable extract on 
the uppermost surfaces of the earth in which the remains 
of trees are preserved for ages little changed ; the next, 
surface, in the Clay stratum presents us with wood 
changed to what is tunned Plank and Bovey coal, tab* 
188; the next and further change is the substance called 
Surturbrand, then succeeds the Alum Clay with the wood 
more dense and jet, tab. 51 ; but none of these belong to 
the common coal formation. Portland and Kimmeridge 
i.tfbrd a bituminous Clay, possibly the bituminous infill 
tration may be owing to the stumps and remains of trees 
found replaced by stone. (See tabs. 103, 164, and 473.) 
The common coal basins, as they are usually called, are 
different, from either of these, and are under the more 
ponderous pressure of Sandstone, Limestone, &c. having 
the woody remains most distinct in the form of burned 
Chtfrcori, as at Newcastle, &c, with a brittle black ad- 
mixture of Bitumen, tab* 48, also, most of the varieties, 
as Splint, &c\ perhaps including the stone Coal of Wales 5 
the Kilkenny Coal, and Natural Coke. 

The Turf and I Vat boivs in so me parts of Lancashire' 
are highly impregnated with Petroleum; in oilier respects 
1 presume they are the same, i have specimens of Turf 
with Gypsum about them by favour of Mr. Skrimshire 
from near Lynn, which, in some measure, show that the 
waters there held Gypsum in solution. It seems that the 
simplest operations of the seasons produce this useful 
Sitbstance as it were spontaneously: a very little earth 
washed in is a sort of casualty. 
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TAB. DVI. 
CALX carbonata, magnesiata. 
Flexible Magnesitm Limestone. 

Syn. Flexible Limestone. Annals of Philosophy, 
Vol. 4. p. 517. 

Flexible Magnesian Limestone lias been long 1 known 
in the neighbourhood of Sunderland, it lies in horizontal 
strata in the Marsden rock, about five miles distant, south- 
ward, near the sea. It was not procured for scientific 
research till lately; at first it w;is rather plentiful, but 1 
understand it has now become rare. 

Flexible Siliceous Sandstone from Brazil has long 
been considered as a curiosity, and certain Limestones 
have been made flexible by means of heat ; the dark mar- 
ble of the Black rock near Cork, has been observed by t !ie 
Masons to be flexible when in thin and long strips, yet I 
believe none of these are so flexible as the present, which 
1 cannot but consider as a curious independent addition 
to British Mineralogy, not being known abroad in the 
magnesian rocks; indeed the Sandstone above mentioned 
is scarcely, if at all, noticed in many mineralogieal works. 
The kind from Sunderland has the appearance and feels 
like a fine-grained Sandstone, and is of a light yellowish 
brown colour; soiling the lingers or having- an earthy soft- 
ness similar in that respect to common Chalk. It has a 
somewhat foetid odour when scraped while damp, It 
is laminated and will divide into various thicknesses, 
being generally sold in pieces of a foot to two feet 
or more long, and from a quarter of an inch to three- 
eighths in thickness: it may be bent most when wet, and 
returned straight again. 1 got a piece 14 inches long, 2 
inches wide, and one twentieth of an inch thick; when dry 
it seemed hazardous to bend it more than 3$ inches, (for 
I had broken similar pieces in such attempts) but in water 
or while the water was perceptible in it, it bent 4£ inches, 
when it broke* 
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We are obliged to Dr. Thompson for his analysis pub- 
lished in the Annals of Philosophy, 

Carbonate of Lime G2.00 

Carbonate of Magnesia . . .35.96 

Insoluble matter L^O 

Loss QA± 

100.00 

Dr. Thompson says ibis Magnesian Limestone has been 
long burnt in the neighbourhood, and sent to the South 
and North, and no complaints have been made of it as a 
manure, and some atfirm that Carbonate of Magnesia is 
not injurious to land. Dr. Wollaston considers it as a 
granular magnesian Carbonate of Lime cemented by 
common Carbonate of Lime. It seems a floated settle - 
□lent, and sometimes flattened empty or air spaces are con- 
spicuous in it; that these spaces tend to promote its 
flexibility seems probable, and the looser laminae of the 
mass are in general most flexible, but this stone does not 
appear to possess the elasticity of Bitumen, which Mr. 
Hatchett thinks owes that quality to its spongy texture 
and the air contained in its cells. Whether the effect of 
the sun's warmth contributes to its flexibility, as heat does 
lo make marble flexible, may be but little doubted, as I ha\e 
a piece which admitted some fibres of roots or Rhizo^ 
morpha betwixt its lamina?. In bending it feels firmer 
tiuin the flexible Sandstone of the Brazils, that giving a 
loose shaking sensation to the hand. 

There are other flexible stones such as Gypsum, Talc 
IVJiea, As best us, one variety of which, figured in tab. 
[2 C >. bears much general resemblance in appearance to 
(his, its flexibility, however, depends upon its fibrous 
structure. A sort of Sandstone, elastic and flexible in 
water, was brought from the beach of liuynau near Can • 
ton, in the Chinese Seas; it is above half an hundred 
weight, and is compared to a piece of Boiled Beef; it 
was bought at an hundred guineas value, and I believe is 
now in the possession of Mr. Mawe. 
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TAB. DVIL 
ARGILLA Andalusiae. 
Andalusite. 

Svn. Cubic Feldspar. Karat. 2 Bergm. Journ. 
1788, p. 809. 
Pctrilite. Kirw. L 325, 
x\ndaluzit. Werner. 
Stauzait. FlurL 
Mikaphyllit. Brunner. 
Feldspath apyte, Hatty Traite 4. 362. 
TabL 60. 

Scotch corundum. Brit. Min. l~ 69. 



A he grey variety ot Andalusite has scarcely been noticed, 
except by Dr. Blake as mentioned by Dr. Fitton in the 
Geological Transactions: the specimens discovered by him 
at Kiliiney in Mica Slate were in part internally of the cha- 
racteristic red colour, and some of them are scopilbnn. The 
substance I have figured as Corundum, from near Aber- 
deen, possessed the eharacters of the Andalusite from the 
Forez which the Count de Bournon first described, as 
Spath adamantin d'tni rouge violui ; 1 allowed myself to be 
guided by great authority, therefore, could connect it with 
nothing but Corundum, from which it is now admitted to 
be distinct. Kirwans Petri lite seems to have remained 
in obscurity, until Dr. Fitton, after examining the Les- 
kcan collection, made it known that it is what Werner 
has since called Andalusite, and that Karsten was the 
tirst discoverer of it calling it, Wurflicher (Cubic) Felds- 
path. 

Such specimens as the two upper ones here figured I 
have repeatedly received from Aberdeenshire; they are 
w orn pieces of micaceous Scbistus, iu which are imbedded 
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grey recta ngulnr prisms much harder than the rock ; the 
fracture of these prisms, parallel to their sides, is lami- 
nated, slightly glistening, across them it is splintery. 
They are infusible* I have been puzzled much by them, 
but considering the grey variety of Ada hisite, of KiHiney, 
is intermediate between them and the red, it. seems proper 
that they should be included under the same species* 

Below is figured a specimen of micaceous Schistus con- 
taining similar prisms but much softer, and more allied 
to the black parts of the crystals of Mack, They seem to 
strengthen Mr. Stephen's supposition, that there is a con- 
nection between these two minerals, an idea that receives 
some additional strength from the tubular form sometimes 
assumed by the Andalusite, as formerly observed in Brit. 
Min. I. p. 145, the similar position of the laminae and the 
variable degrees of hardness of the two substances. It is 
much to be wished that comparative analysis were made. 
I would observe, that the measures given formerly by me, 
are incorrect, being taken upon rounded or modified 
faces, and not from the fracture, which produces a rec- 
tangular prism. 
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TAB. DVIIL 
SI LEX piceus, 
Pitchstone var* laminated. 

i ITCBSTONB in lamellar concretions was first found by 
Profespor Jameson, forming a vein in Granite, in the Isle 

Arran, it has since been found at Newry of a more open 
structure, approaching to columnar, also traversing' gra- 
nite; of this the following account is taken from a paper 
of Dr. Fitton'sin the Geological Transactions;-—" The 
vein is first observable in the township of Newry at the 
bottom of a bank of Granite, above half a mile from the 
northern end of the town, on the right of the road leading 
to Downpatrick; it crosses the road and runs due west- 
ward, ending on tile side of the great road from Newry 
to -Helfiist. Its length, so far as hitherto observed, is 
half a mile. The rock, which is covered with mould 
to the depth of about a foot, consists of grey Granite; 
the vein is about two feet and a half or two and a 
quarter in width ; at the places of contact both the 
Granite and Pitchstone are disintegrated, the latter 
being almost as soil as Clay, but becoming gra- 
dually harder as it approaches the centre of the 
vein. The structure of the vein is foliated, the folia 
being perpendicular to the horizon and ako to the walls, 
and besides these there are seams, that run longitudinally ? 
parallel to the horizon* and nearly perpendicular to the 
folia,"* 

The first figure exhibits a specimen from the interior 
of the vein of Newry, it is easily divided into irregular, 
but commonly four-sided prisms, their sides often con- 
cave, and their ends showing the vitreous fracture, withse- 



* Train, of Geological Society, Vol* L 278, 
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veral small vesicles, scarcely visible, except with a lense; 
a few white semitrunsparent crystals of Feldspar are scat- 
tered through it. Fig. c 2 represents a specimen from the 
side of the vein were it unites with the granite, its lamina; 
are smaller; its surface quite dull, and its fracture ap- 
proaches to earthy ; it has altogether more the appearance 
of a Clay stone porphyry than of a Pitchstone. Both 
of these are from the extensive Geological collection of 
G. B. Greenough, Esq, 

Fig. 3 shows the variety from Arran > it is a much more 
perfect Pitchstone than cither of the others, being of a 
more glassy texture and less easily divisible into plates, 
and scarcely at all into prisms, it is also of a much deeper 
colour; I have it by favour of Mr. P. Neill with other in- 
teresting specimens. 
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TAB. DIX. 
SILEX fragilis var. scopiformis. 
Sco/iiform fibrous Hornblende. 



This brown variety should not be overlooked, especially 
as it is attached to a substance often called Pitehstone, 
figured in tab. i$57 and 4w5 ? but which is rather a kind of 
Jasper, as it is infusible. The present specimen has some 
Gateau about it, others are accompanied by Iron and Cop- 
per pyrites. Blend Quartz, &e. The radii spread from 
renters and occasionally intersect each other irregularly; 
it is not so hard as the purer kind; is more liable to de- 
composition, and is somewhat dull and earthy. In some 
specimens the fibres penetrate the Jasper, and are so inti- 
mately mixed with it, as to produce a mineral with inter- 
mediate characters. Its locality I have not exactly learnt, 
it is some mine In the vicinity of Redruth. Mr. Greenou^h 
possesses an excellent series of specimens, from one of 
which my figure is drawn. I possess a specimen marked 
Scotland by Mr. Day. 
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TAB. DX. 
FERRUM hydro-oxygenizaturru 
Hydro-Oxyde of Iron. 



One of my former friends, the late Dr. Jackson, sent 
me this from Derbyshire in 1808, probably gathered at 
Nottingham, in the sandy remains that supply Fullers 
earth, see tab. 2S 1 . I believe they are not rare there as 1 had 
formerly seen others very similar. Ilydro-Oxyde of Iron 
causes many fa n e i f u 1 sh apes; the p resell t fo r i n is some- 
what striking and may lead to information. Nov to 
hazard a conjecture respecting their origin, they may 
possibly he formed by water containing Carbonate of Iron, 
making its way upward through the sand, depositing the 
Iron oxyde in its passage so as to give it permanency, I 
understand they are sometimes two or more feet long. 1 
shall be glad of further information upon the subject, as 
1 shall perhaps, have to say more about them hereafter. 
The sand attached to them lias a few particles of Mica in 
it, and the grains are for the most part very small, but ra- 
ther largest externally. 

The cementing power of this Iron thus deposited is 
curiously exemplified in the other specimens from the Grit 
rock in Mortyn park quarry, by favour of Mr. Farey. 
The Clay has been separated from the surface of the Iron- 
stone filling the remains of a reed, ami the oxyde freed 
from its carbonic acid : lias been left forming a crust on 

* Argillaceous Ironstone stains to be Carbonate of Iron tnix^d with CJay, 
the ochres and brown oxydes of Iron are in general found to contain water, 
and >im\ tlnMeforc, he riistingnisheil chemically as well ns mineni logically 
from the Red or peroxyde, which is free from water. The Systematical 
Index will bhow to wJlioli of these species each of the figures already given 
belongs. 
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the outside, strong enough to make a complete oval neat 
box with nearly a flat bottom and top, including a nu- 
cleus of decomposing Ironstone shut up in it as if con- 
trived by human art. It evidently belongs to the coal for- 
mation, as most Arundiues are characteristic of it, and 
this has some small vestiges of coal on the outside. 
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TAB, DXL 
FERRTJM sulphurcum. 
Mammillated Sulfiliuret of Iron. 



In common every discoverer of this very pretty attractive 
subsLmee becomes elate a I the idea of having found 
Silver or Gold; some means of undeceiving such, with 
other useful information concerning it, should not be over- 
looked, 

I have Shown some varieties of pyrites already in tins 
work; the present specimens, however, are somewhat 'in- 
structive as well as pretty. Fig, 1 is from Higbgate Tun- 
nel, it is part of a Clay marie septurium, covered for the 
most part with waxy brown spicule of Carbonate of Iron, 
with various little masses of the pyrites, which have a 
blistered appearance and are of a bright silvery lustre, 
mostly composed of very small smooth faces of cubes or 
cuho-oetaedrons, (highly resembling such as are found 
more solid in the Cornish Copper mines, see fig 1 . 2.) ; the 
base shows the marly clay outside, ami a few marks, 
caused, probably, by some animal remain, Fig. 3 repre- 
sents a few septa of a small specimen w ith iridescent pyrites, 
mostly inclining to octaedroua and more or less dull, 
spread over the surface of every interstice, probably as de- 
posited by water; even a bit of a Crab's claw is included. 
The beautiful brilliancy of the original must be conceived 
iii a great measure, as it conM uot be equalled, yet the 
information I believe will not be misunderstood* This 
specimen was more oebraceous in the tint of the Clayey 
marie. Pyrites such as these seem to occur every where, 
even in primitive mountains. The Cornish ones are apt to 
decay, as do some of those from llighgatc. 
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TAB. DXIL 
FERRUM carbonatum. 
Carbonate of Iron in rhomboidal $fiicul<B. 

Tins brown Carbonate of Iron encrusts the columns 
inside the Highgate and Sheppey Septaria; at tlie latter 
place it is called waxen vein, see tab. 172 : a term the appear- 
ance of some varieties seems to warrant. It is not long' 
since most of the linings of Septaria have been proved to 
be Carbonate of Iron with Carbonate of Lime sometimes 
filling the interstices; some of those of Suffolk and 
a few other places, have Carbonate of Lime only. Such 
as tire (bund in Derbyshire, above the Coal -measures 
or Coal formation, called Iron stones, [see tab, 116.) have 
whitish Carbonate of Iron in the form of Pearly spar in 
the divisions, which is generally understood. Carbonate 
of Iron in its present state, however, is not so generally 
known as not to require figuring here. The colour varies 
much as well as the form, the surface being sometimes 
smooth; at other times beautifully crystallized in spicules 
of various dimensions ; some so minute as to give a plush 
or fine velvety lustre, which is easily disturbed by hand- 
ling, particularly when fresh gathered. The present spe- 
cimens are from High gate Tunnel. Some specimens had 
upon them the stellai of Sulphate of Barytes, called Le- 
pastri, see tab. 172, but they were rare at High gate. It may be 
worthy of notice that many of the cavities of the Septaria 
lined with Carbonate of Iron, contained a quantity of 
water apparently very pure, some of which 1 have had 
four years in a phial, gathered by B. G, Snow, Esq. who 
paid so much attention to that place ; it should seem that 
the ingress and egress of the water formed the deposit or 
lining of Carbonate of Iron, pyrites, &e. and I presume 
much depended upon the seasons whether this water came 
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loaded or not with substances to deposit, as these lin- 
ing's seem to have been deposited at various times and 
are often various in the same stone. The upper figure is 
from a velvety specimen ; the loiver one shows the spicule 
arranged in tubercles ; this kind is sufficiently hard to bear 
brushing without injury. 
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TAB. DXIIL 
CALX fluata. 

Amorphous Fluor. 



1 he purple specimen was lately sent me by my friend 
Mr. Samuel YVri»ht of Cork, from near Tipperary in 
Ireland. A morn lions Filiate of Lime is not very com- 
mon, and this variety is snilieiently remarkable to claim 
a place here, while we must not forget the Cornish 
Chlorophane* that has been particularly noticed by Mr. 
Phillips, who favoured me with specimens ; one of them 
is represented in the lower figure, which, like the foreign 
ones, is united by Calcedony or Silex intimately mixed, 
so as to allow of ignition, or rather an exposure to a 
common red heat several times without cracking, when 
it gives a beautiful effulgence, or rich glow of a fine 
green or purple colour, ike. The purer crystallized 
fluor generally cracks just at the heat that best exhibits 
the colour, and flies to pieces. The Irish specimens may 
he heated two or three times, with care, but. the flowing 
colour is not so vivid after the second time. 

Our upper specimen fractures in somewhat irregular 
angles, and is interspersed with Carbonate of Lame, 
from which it is known partly by its lilac tinge and a 
Just re peculiar to Fluor in all its forms. 

In the under specimen the Fluor is of a greyish colour 
mixed with Calcedony, and has brownish or oehracious 
Quartz interspersed in parts. 



* See Jji itiih Miiieralo^y 3 Ub. LI, 
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TAB. DXIV. 
SILEX Achates. 
Calcedony or Agate. 

( Argilliferous Silex.J 



6yn. Si lex Quart zum ; var. Brit. Min. Tab. S3 } 
160, 307, 309, &c. 



This beautiful specimen was found near the surface of 
the ground at Churehills 3 near Lanford, Somersetshire; 
and is part of one double the size, belonging to my kind 
friend, C. John Harford, Esq. Tl is insii-netive in as 
much as it appeared not to have been long from the rock 
in which it probably originated, as it has no such marks 
of violence* as many agates and separate siliceous stones 
have, thus implying a rock beneath, from which it had 
been detached. Richard Wilding, Esq. was so kind as 
to send me a year ago, specimens from Llanrhaiadr, near 
Denbigh, of a dark grey Limestone, including a great 
variety of siliceous, coated, hollow, tuberose masses, now 
I conceive it must be a similar rock that has produced 
this, a circumstance which may be worthy the attention of 
those whose leisure will allow them to indulge a desire of 
forwarding geological knowledge. 

The boldness of the circles and the variety of the de- 
positions is superior to any Agate I ever met with, either 
British or Foreign. The surface of each layer has small 



* On the fresh cut side it was observably that the exposed part of the 
whiter coats was more opaque than the interior, as if the little exposure it 
had had caused a difference by dissipating the water or loosening the par- 
ticles, as in common flints, &e. 
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rounding risings all over it, which arc more or less 
conspicuous in the section, but rather more so in the first 
or smaller circles ; the distinctness or facility of sepa- 
ration intimates a cessation or interval between the layers, 
thus marking dryer or wetter and more or less copious 
deposits, and a sort of seasons. 



TAB. DXV. 
Red Calcedony or Gariielian. 



l>r mfving the formation that affords these specimens is 
very little known, and as far as 1 know, not hitherto 
spoken of by any author, I feel much satisfied with a sort 
of discovery that is very interesting. specimen) fig. 1, 
is from Llanrhaiadr, in North Wales, as mentioned 
above; the Limestone containing it is characterised by 
ihe remains of a shell, formerly called an Anomia, but 
now distinguished by the generic name Produetus (Min. 
Con. v. 1, p. 108.) The specimen f have chosen in- 
cludes this shell, but little changed in substance, and 
tilled with Limestone like the rest of the rock, curiously 
wrapped up as it were, in the red siliceous mass, which 
is more or less perfect Cornelian, as the lapidaries would 
call it, resembling that imported in the rough from the 
East Indies, &c* but which has not been assigned to 
any particular rock, being found, according to the best 
information I can get, loose upon the surface in various 
parts. Great Britain affords Carnelians also among the 
loose gravels of her shores, (see tab. 83.) long worn and 



* Some say that many are coloured by art, 1 should have thought this 
Ml unnecessary cheat. 
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disengaged from tlicir primitive situation, very probably 
from such a rock as that I now figure, by its deeoy } and 
this rock remains in some places as a type to assist us in 
reasoning upon a subject hitherto obscure. The Corne- 
lian np]>ears to he congenial with the Limestone rock, 
and to occur in various shapes, passing into Caleedony 
in little round drops, mamillre, &c. as the figure shews : 
it has little inverse rhombs of reddish and yellowish car- 
bonate of Lime about it (similar to those of tab. 1, from 
Carnarvonshire) ; may they not all belong to such Lime- 
stone rocks, as when more exposed to decay, by their si- 
tuation near the sea, have furnished the Cornelians found 
among the flinty gravel that so often guards the coast 
in a very providential manner? Some other specimens 
shew a nearer approach to flints, such as the Cornelians 
of the coasts are found among; may they not also have a 
similar origin? The lighter Caleedony and flints of the 
Downs of Wiltshire, &c. seem more allied to those of the 
flinty chalk, as are those of the ochraeious gravel, per- 
haps, for the flints being washed out, rolled, and ex- 
posed, would* when mixed with the ochracious loam, 
absorb more Or less of its colouring matter ; this opinion 
is strengthened by comparing many of the organic re- 
mains, found in gravel, with those common in the flinty 
chalk, such as casts of Echini, Terebratube, what are 
no-A called Aleionii, from which the chalk figured at the 
top of tab. 7, may be considered to have derived its 
form,* &c. 

The Limestone oa the east coast of Ireland contains 
flints that I understand become redder as they approach 
the trap which lies over it ; the under .figure is taken 
from one of thesc Larue, it has Analcimo crystal- 
led in a hollow upon it, a substance generally understood 
to be formed in trap rock s only. 

* Tib. 2U shews a conjuration dflprfiog on other part* of these 
sucious animal remains. 



TAB. DXVI. 
FERRUM oxygenizatum, 
Red oxyde of Iron. 



Velvety and mamillated red oxide of Iron is not so com- 
mon as the smooth superficially black or brown hydro - 
oxyde of tab. <t31 ? we, therefore, do not pass such a 
beautiful variety over ; the powder being red of the one, 
and brown of the other, is the distinctive mark and very 
decisive, although overlooked until pointed ont by the 
Count D 1 Bo urn on. The present specimen is from Lan- 
cashire ; it is a valuable one. 

The brown oxyde is not, as I know of> valued by the 
smelter, as it would require more pains and fuel to 
reduce it, and produce less metal. 
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TAB. DXVIL 
FERRUM carbonatum. 
Carbonate of Iron. 



1 itr singular specimens here figured are not common, 
nor have such been much noticed ; they are, however, 
instructive, for which reason I think them proper foe 
this work, and the series I have given is selected rather 
with a design of shewing the changes taking place under 
ground, although I bring two different genera under our 
cognisance in one plate. 

The first fibrous radiating specimen I noticed, accom- 
panied the lenticular variety figured in tab, l l JS ; it was 
of a light brown colour, and the cross fracture exhibited 
a bronzelike lustre; sometimes) each fibre, at others the 
whole body of fibres had a thin coat of nearly white Cal- 
cedony, and in some parts a few fibres penetrated into 
Calcedony of a. red colour. I have since recognized a 
specimen, formerly Mr. Day's, in which the Carbonate of 
Iron is blackish, and coated with dull Calcedony; it had 
often been taken for schorl. 

The upper figure is from a very pure variety ; it is 
blacker than the one just mentioned, and is free from 
Calcedony ; the form of the crystal is distinctly a very 
acute or very much elongated rhomb, with a fracture 
similar to that of carbonate of Lime, Some of the 
crystals have their apices truncated : among them is a 
Small portion of pyrites, as is shewn in the magnified 
figure. It is probable that this has been produced by the 
decomposition of pyrites ; it seems to occur in a situation 
where decomposition and change arc constantly going 
on. The lower figure exhibits the calcedony as it remains 
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after the carbonate of Iron, of the kind I first mentioned, 
has decayed : a single specimen often exhibits, when 
turned about, many stages of this decomposition, and 
the various forms of the crystal as retained by the calce- 
dony. I have given a magnified representation of a few 
of these collected together below. It sometimes happens 
that the pyrites remains among the calcedony, when it is 
difficult to decide whether the calcedony derives its form 
from fibrous pyrites or carbonate of Iron, or whether the 
pyrites have filled the spaces left by the latter ; but a 
series of specimens explains it- There are some lenti- 
cular crystals, which serve as supports to the fasciculi ; 
quartz and copper pyrites occur upon both specimens : 
Ihey are from the same mine as the large specimen before 
mentioned (tab. 198) : in describing that formerly I was 
misled by the appearance of the pyrites for want of more 
specimens. 



rmm. 
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TAB. DXVIII. 

CUPRUM subsulphureum. 

Subsuljihuret of Cofifier, or vitreous 
Cofxjier ore. 



ornwaix often a (Tor (is us remarkable subjects, and 
(his Copper is certainly one; — not from the variety of 
the form of the crystal, but from the strange manner in 
which the crystals are attached to each other and to the 
mass ; at first sight like a number of forged nails with 
broad clouted heads, such as arc beat into shape by a 
certain number of strokes of the hammer : the oddity of 
driving such a number of nails half way, or a little 
further, into any thing, would make a novice suspect it 
to be something else, and even an adept is at first in 
doubt. The number on a fine specimen that was in the 
possession of Mr. Ma we, part of which I have figured, 
puts us in mind of some fnngusses that grow in heaps. 
The whole specimen, 9 or 10 inches long by 8 wide, had 
at least 120 principal crystals supported upon other 
smaller and more obscure ones forming a kind of stems ; 
as in the lower fig. taken from a small specimen in the 
possession of Louuds, Esq. 

1 have figured the six-sided prism (tab. 501) and fhe 
acute pyramid (tab. S60), but had in my collection only 
a poor specimen (tab. 359) that shewed this obtuse pyra- 
mid obscurely ; the crystals upon the one now figured are 
so conspicuous and remarkable, that T am pleased to 
have it before f close the work ; — it is still very rare ; 
I have however obtained a similar, although inferior y 
specimen to shew my friends* 



223 



The crystals are most of them truncated ; and accord- 
ing 1 to the proportion of their sides the faces are from 
3 to 6 angled : sometimes the pyramids arc united by 
short six-sided prisms : they arc often rendered a little 
irregular by transverse stria? : they have but little metal- 
lic lustre, somewhat resembling Plumbago ; the irides- 
cent, or blued steel colour of their surfaces often adds to 
their beauty. 

The mine from which it was risen, in 1S13, is called 
Wheal Abraham. 



m 
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TAB. DXIX. 
SILEX Talcum. 
Talc. 

This beautiful variety I found in the fine Serpentine 
rocks at the Lizard Point in 1799 : as I do not know 
that it lias been before noticed, and as it is not common 
I inn glad to shew it to the learned world, it is accom- 
panied with Lur-dish plates of Steatite and Serpentine ; 
the former somewhat resembling 1 dark coloured Ivory, as 
in the upp&t figure ; the lower specimen bears more resem- 
blance to the st entitle substance formerly imported under 
the mune of French Chalk, and used for absorbing grease 
from silks, &c. : the Serpentine about it is approaching 
to fibrous, The Tale forms a layer between the Steatite 
and Serpentine; its lamina* are perpendicular to the 
surfaces of the layer, and are very long; they are also 
striated transversely, which gives them a little of the 
appearance of the Asbestos in veins in Serpentine, from 
Wales, (see tab* 123). I have one specimen from Port- 
soy ; in it the lamime require to be examined with a 
lcnsc to he distinctly seen. 

At first I was led by the difference of form from that 
generally assumed by Talc, to suspect I had discovered 
Hydrate of Magnesia; but the precision of Dr. Wollaston, 
who examined a fragment I sent, to him, shews it to be 
Tale, for he found it to consist essentially of Silicate of 
Magnesia. The Doctor believes the peculiarity of the 
fracture to be owing rather to the circumstance of the 
mechanical compression, to which it has been subjected, 
than to any thing unusual in the composition* 

The rich silky or satiny appearance in the specimens 
attracts the eye, but is not to he so perfectly expressed 
as I could wish. 
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TAB. DXX. 
SILEX Ichthyopthalmus. 

Jch thyoptha Im ite* 

Syn. Apophyllite. Haiiy Tabl. p. 36. 

Apophyllite, Ichthyopthalmite Boitrnon CataL 
101 . ' 

Silex Ichthyopthalmus. Sowcrbg Exotic Mm. 
Tab. 26. 

In the improved state of Mineralogy since this work 
began; what was generally considered as Zeolite has 
been divided into many species ; of one of them, the 
lehthyopthalmite, or Fishes-eye-stone, only one variety 
was for Some time known, and considered as exclusively 
foreign ; other varieties having been since found, it is 
discovered that some minerals hitherto though! to belong 
to the other Zeolites, have been found to belong to it : 
among them are two or three British ones ; that I have 
figured as Stilbite from Stroutian, (tab. 258,) is one of 
them. The upper figure in the present plate shews the 
primitive crystal upon carbonate of Strontian with car- 
bonate of Lime; it is from Stroutian, and serves to 
illustrate the former plate ('258 ;) and to make it clearer, 
1 have added an outline of the crystal upon that plate : 
the rounded sides there mentioned are composed of one 
primitive and two secondary faces confounded together 
by stria^. The knver figure exhibits crystals of an en- 
tirely different form ; in them all the edges of the primi- 
tive are replaced, — the vertical ones by wide faces ; the 
terminal planes are also considerably larger than th® 
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sides, so that the crystals have the general form of 
acutely rhomboidai tables, such as often accompany the 
fine foreign specimens of prismatic Stilbite, and then 
shew such beautiful white pearly surfaces and translu- 
cent edges. The colour of these crystals is remarkable* 
and nearly the same as that of the red Stilbite, figured 
at tab. 260, but rather more inclined to purple, by which 
a few crystals that occur upon that specimen may by a 
careful examination be distinguished ; they are both 
from the same rock : the few white crystals about this 
are Stilbite. 

Stilbite, although often Yery brilliant 3 may be dis- 
guished from Ichthyopthalmite by its inferior lustre and 
transparency. 
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TAB- DXXL 
CAKBO Bitumen. 
Viscous Bitumen. 

Syn. Hydrogen Bitumen. Brit. Min. ii, 69. it. 
113 v. 17, 



1 ins is a nearly fluid variety of Bitumen; it exhibits 
the various tints, from the greenish brown to the rare 
amber colour, sufficiently, we expect, for illustration. 
The green may be seen in a liquid state in a phial, at the 
British Museum, and I have figured the solid tureen 
variety tab. 137. all those varieties occur occasionally from 
the ru lining or liquid state to the hardness of Asphaltum, 
but of a tougher texture, between Asphaltum and hard 
leather. 

The upper specimen is so soft, that a trifling touch 
separated some of the bubbling part, exposing the 
greenish interior, and the other parts retain their bubbled 
ami liquid running like appearance, as if merely a little 
hardened by exposure to the common air, and if kept in 
a moderate temperature in a drawer will probably con- 
tinue as it now is for ages. It is as usual on a variety of 
Limestone, that occasionally holds Vitiate of Lime, 
Sulphuret of Leader Uahuna, remains of shells, Eutrochi, 
&c. The lower specimen is of the hardness and texture 
of the softest India rub bur, of a more amber colour, and 
is rather scarce : the Flu ate of Linu* and stone as usual. 
They are brought from Castletown, the usual locality. 
The lower left hand specimen is somewhat magnified to 



22S 



show the irregular structure. The green coloured spe- 
cimens generally appear orange by transmitted light, 
which is the reason why the thinnest parts of the specimen 
above appear of that colour, but the lower specimen is so 
transparent, that it appears of an orange brown, with very 
bright reflections. 
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TAB. DXXIL 
CARBO retinasphaltum. 
Highgate Rezin, or Retinas [ihaltum. 

Svn. Bitumen resiniferum. B. M. 181fi. 

A resinous substance. &c. Thompson's 
Annals, Vol. 2. p. 9. 
QUI man in Monthly .Magazine, $c. 31 . p, 
535, A member of the Lambeth Che- 
mical Society in Do. Vol. 32. p + 108. 
dossil Copal, Allans Manual, p. 64, 
JUawes Catalogue. 



The Retinasphaltum figured in tab. leads us to 

admire the progress of Nature in the various chemical 
changes in the system. The discovery of an analogous 
substance in the Clay of llighgate, by B. G. Snow, Esq* 
Surgeon, of that place; so extraordinary in the Annals of 
[Mineralogy, must raise our admiration, and the more so 
as it is considerably different from that of Rovey. 

At first sight it seems to resemble Resin, and it ac- 
quires a low degree of resinous electricity by friction, so 
characteristic of that division. Its specific gravity when 
pure is 1,0375 ; it is in flatted pebble shaped lumps, and 
seems to have subsided both regularly and irregularly, as 
if it had been partly in a melted state ; part, especially the 
outside, is of a soft and somewhat corky texture, and 
whitish j other parts are of a compact resinous texture, 
from a light yellowish to a dark brown colour, with the 
glassy fracture, &c. of resin. The light, part when in- 
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flamed, gives out much smoke of a pleasant odour, melts, 
froths, and when blown out, subsides rather solidly and 
like the brown part, which generally has the pleasantest 
and most permanent odour, melting ami burning uuietly, 
Rubbing or crumbling it between the fingers or scraping 
with a knife, expresses an odour like that of lemon thyme; 
a very few specimens arc rather foetid. It is softer than 
rosin in the darker parts, losing its angles and polish by 
handling; and it differs but little in the other parts which 
are rather crumbly when not broken or perfect- The 
lumps are sometimes found indcpeiidant, at others mixed 
with pyrites, with various appearances,* sometimes hi 
polished globules, filling a few of the vesicles, of which 
<omc pieces have many. A few specimens have been 
found attached to the remains of stumps of trees perfo- 
rated by Teredo antenauta?, and to Septaria, but in ge- 
nera) they are separate among the Clay from 10 to 90 feet 
dee]). Some globular pieces have been found as large as 
ones fist, but they are more commonly about the size of 
broad beans: when boiled in water it communicates a very 
slight taste to it and swells much, becoming porous, but 
no part seems to be dissolved. Cold Alcohol dissolves a 
part of it slowly, and boiling Alcohol digested upon its 
powder extracts about 36 per cent of an orange brown 
odoriferous resin from it, without materially altering its 
appearance, t except that it is rendered more arid to the 
touch, for the unaltered powder adheres to the fingers 
almost as much as that of rosin. Turpentine dissolves it 
completely, forming a lighter coloured solution, than a 

* Although a great quantity of resin has been found at Highgate, per- 
haps a peek or two t little now remains, because almost all has decom- 
posed. Brongniart thinks some has been found lately on the Continent, 
and Sir J, .Banks and Sir t tunics Blagden have procured him specimens 
from HigbgHte lor comparison, to which I have bud the pleasure *f 
adding a specimen from CrockeUun, that comparison and analysis might 
be made to a greattr perfection. 

j- Powdered copal boiled in Alcohol unites into a stitf" clastic mass 
somewhat resembling white caoutchouc, a character that at once dis- 
tinguishes it from the Highgatc RetinasphaUum, 
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similar one made tYom the Retinasphaltum of Bovey. It 
is easily distilled ; when a small portion of gas, an orange 
brown oil, and a very small cinder are the whole pro- 
duels, but no acid, (analogous to the Succinic) or alkali 
is obtained. It is soluble iu Sulphuric and Nitric acids, 
and convertible by them into Tana in like* other resinous 
substances. The pari insoluble in Alcohol seems to be 
intermediate between elastic Bitumen and Asphaltum ; 
when melted it is of a dark bottle green colour, semi- 
transparent and Tree from scent. WUeu inflamed it smells 
like fSirumen mixed with some vegetable matter. 

Mess. Trimmers have occasionally found the same sub- 
stance in the Brick Clay (blue Clay) at Brentford, and 
I have had a Specimen from Hyde-park, with the Nau- 
tili found there, iu 1812. Dr. Woodward seems to have 
described it (Vol. 1. p. 1GS. No. 4<5) as H two samples of 
Amber, brown and foul, found at least 30 feet deep in 
the pit where they dig clay to make tiles, at Richmond, 
Surrey," and says, tL the workmen call it Rosin, there is 
in some pieces ol it a salt that I take to be Vitriol, which 
starting and shooting makes the mass very apt to dissolve 
and tali to pieces, of which I have seen several instances, 
one of these samples being very little broken, and is co- 
vered With an exterior crust, alter the manner of all true 
nodules. Exposed to fire this sort burns and emits an 
oil and a smell, exactly like thai of Amber, hut exerts no 
electric attractive power when rubbed or heated*'* Again 
Bk, L 2. p. 18. b, iiti. " A resinous matter found lying be- 
tween the bark and the wood of some of the trees dug up 
in Wilmeslow mosses ; they call it frankincense/' We 
Sure not sure what these are, the former seems most likely 
to be our substance. I find, by Writing to my friend, the 
Woodwardian professor, that neither of these substances 
remain in the collection at Trinity College, Cambridge. 

The upper figure, or No. J, is a large piece of the 
best sort, or such as is not liable to come to nieces or 
decompose, being free from pyrites ; it is a dark rick 
brown within, and outwardly only coloured by the clay 
in which it was found : it is about half of a lump which 
weighed nearly five ounces, and was broken ere it fell 
into the hands of my kind friend Mr* Snow : it breaks 
nearly like re/am No. *J. is a curious variety arrested 
apparently while dropping like melting rosin; of a duller 
colour, and has pyrites or sulphuret of iron about it- 
No. 3. has hollows like bubbles, that seem to have beeu 
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filled with brilliant pyrites that has passed out, one piece 
in situ excepted ; in this piece the lighter and darker 
varieties are partly mixed. No. 4. is in some parts 
quite white and crumbly, mingled with a Lightish amber 
coloured variety, its analogy to the light coloured amber, 
tab, 273. is curious. No, 5. shows a lump of the earthy 
appearance or variety. No. G\ part of a mass found 
within a ball of pyrites, surrounded by shells, and which 
h \s the earthy texture, having apparently undergone a 
ki ul of decomposition or disintegration, probably owing 
to the pyrites outside it.* No. 7, is a yellow brittle 
inflammable substance found in the clay at Crockerton, 
which much resembles the yellow variety from Highgate; 
the quantity hitherto found has been very inconsiderable, 
but 1 have ascertained that it contains an acid, so that it 
is between the retinasphalt and amber : should the acid 
prove to be the succinic, (which I rather doubt,) it can 
only be a variety of amber. 

An hasty analysis of the Highgate resin, by digesting 
700 parts in alcohol, afforded the following results, viz. 
Bitumen, yielding 4* parts of cinder 65. 
Kesiu, not quite free from alcohol 37.5 
( >xydc of iron and earthy matter 2 



104.5 



The alcohol adheres strongly to the resin, which is 
easily decomposed : to this circumstance may be attri- 
buted the increase of weight. 

I formerly observed in a note that the Highgate resin 
was sometimes found in contact with the septaria : this 
was thought a mistake, and was contradicted. I still have 
a specimen, shewing it with the remains of wood and 
Teredo antenauta*, Min, Con. tab. 1 02 ; thus proving 
that it accompanies both animal and vegetable remains. 



* See a figure of Ibis whole specimen m Mineral Conrhology, tab. 27. 
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TAB. DXXIIL 



SI LEX Mesotypus. 



Red Mesotyfie and lied Zeolite. 



The colour of the variety of Mesotype exhibited io 
the upper figure has apparently misled, as it has long 
remained in several collections among uncertain species. 
It is formed in Amygdaloid, like the other Zeolites, and 
has lined the cavities, more or less accumulating or filling 
them up, or succeeded by Carbonate of Lime or some 
other substance. The specimen selected has earthy or 
nearly loose wacko outside ; then commences the Meso- 
type which is conspicuous from its redder colour, and 
passes in stellated fibres into Carbonate of Lime, of the 
sort that exposes the diagonal fracture very distinctly, as 
happens in many Scotch specimens. 1 believe the outside 
of the rock or exposure to changes of weather makes them 
conspicuous, as they seldom extend far within. The lower 
specimen is nearly all Mesotype, the whiter as well as the 
coloured part, the strike passing either into the solid or 
perfectly relieved in hollows : it serves to illustrate and 
connect the above variety with the commoner white ones, 
tabs, 265 and 266. 
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TAB. DXXIV. 
SILEX fulgens, 
Stilbite. 



Stilbite is partly distinguished by the peculiar lustre 
of the surfaces of its lamina, resembling 1 some sorts of 
Gypsum, such as tab. 233. which figure is from a specimen 
of a silver or satin like lustre, and partly talcose aspect ; 
a character that it is scarcely possible to represent, but 
which is eminently conspicuous in the specimen I have 
here figured from Scotland. The crystals upon it are 
rectangular prisms, the faces of which are primitive ; it 
is a rare form : the nucleus, according to Hauy is a very 
short prism, although the crystals generally assume an 
elongated one. 



237 



TAB. DXXT. 
MANGANESIUM oxygenizatum, 
S/dcular Oxyde of Manganese. 

This modification of Manganese has a pretty appearance, 
forming a sort of druses in the more solid masses, espe- 
cially when enlivened by little groups or mingled with the 
nearly white, rather pearly Carbonate of Iron, and some- 
times transparent Carbonate of Lime. The Manganese 
has a scmimetallic appearance in the mass, and breaks 
partly earthy, the spicula? of a shining black; a few are 
magnified below to show the structure with the rhombs of 
Carbonate of Iron, which have a neatness in their minute 
granular appearance. 
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TAB. DXXVI. 

Mammillated and Stalactitic Oxyde of 
Manganese. 



nf.sk worthy of being known in all its appeal 
ances and varieties, as an useful and valuable article to 
the Bleacher and Printer. It is abundant, in many places, 
yet those who have seen it in the greatest abundance, per- 
haps have never seen it either mammillated or stalac- 
titieal; we, therefore, show it in a mammillated or partly 
staJactitical form, as in the upper figure, bubbling as it 
were in rounded knobs, and yet breaking with a smooth, 
somewhat conchoidal fracture. The lower figure exhibits 
a determined stalactite, with a little drop at the bottom ; 
it seems to have accumulated with moisture, either in 
drops, or divided so as to form a sort of coating, more or 
less continuous. 

The upper one is moderately dense, but the lower one 
is lighter to the hand, and I have some which feels like 
cork in the hand, with a bright and dark fracture, and 
another specimen as light, dull, smooth, and brown in- 
ternally. These specimens mostly come from Mendip 
Hills. 



TAB. DXXVII. 
FERRUM oligisticum. 
Oligiste Iron ore. 

Syn. Ferrum oxygenkatum. Brit, Mm. tab. 64. 
65, 66. 

Tins Iron ore is better known as a production of the Isle 
of Elba than as British ; it is, however, found in various 
places, generally in lamina?, but seldom in thick crystals, 
see tab, 64 and 66. The specimen here delineated came 
from near Penzance in Cornwall, where it is sometimes 
found in finer specimens, although more generally of a 
rather confused appearance This expresses the usual 
aspect, while a lew of the crystals show the -modifications 
more distinctly, which are derived from the obtuse 
rhomb, as represented in the outline below ; it is a variety 
between the wtiternaire and f,inotcrnaire> of Many. 
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TAB. DXXVIIL 
FERRUM sulphureum. 
Iron Pyrites. 

SotPHURET of Iron, figured so long since in cubes 
clubbed together [tab; 29|) i* bore represented, showing 
the maimer of aggregation by nuclei into a cnbo-octohe- 
dron, as it were done on purpose for instruction, and is 
very interesting to a novice, besides assisting him in the 
comprehension of the means of aggregation and symme- 
trical method that is displayed in the variety that accom- 
panies it, which variety is of a whiter hue and differs but 
little else than in the number of facets, and which required 
the middle lower figure to explain it as derived from the 
same cube by nuclei so minute as to leave a finely polished 
surface ; and when rounding in the facets, as in some parts 
of the specimen, still shows no irregularity or gaping. 
Thus the philosophy of nature is explained by her own 
actions, and the larger help to explain the smaller to our 
admiration, and the more so as we are allowed to improve 
in discernment, and what was formerly a sort of chaos, 
now becomes subjected to mathematical calculation. 
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TAB. DXXIX, 
CALX fluata. 
Fluor. 



Behe-alston Lead mine, in Devonshire, has of late 
produced many beautiful and curious varieties of Fluor; 
from a collection of these (kindly leist me by \V. 
Lowndes, Esq, consisting of a series of crystals whose 
general form is the cube, with six faces, more or less 
deeply cut upon its solid angles, and some of which are 
almost spherical) the present has been selected as most 
novel in its appearance, and containing the greatest variety. 
The floor of this mine, particularly the more globular 
varieties, is characterized by a rough surface, as if it had 
been corroded, but the exemption of several of the facets 
pf crystals, in other parts very rough, seems to infer that 
some circumstance at the time of their formation eaused 
this appearance, or that the corroding substance must 
have been partially sprinkled over them. The matrix is 
horustone, and it is accompanied by Quartz, Iron pyrites, 
and Argentiferous Gahena, in brilliant octohedrons, with 
their edges modified; the specimens arc frequently very 
crumbly, liable to fall to pieces, and often without the 
honistone matrix, having been taken from large hollows. 
The crystals have not only the faces ranged around the 
solid angles of the cube, above mentioned, but often two 
and sometimes three faces upon the edges — there are also 
in smoother varieties or those approaching nearest to spe- 
cimens from the northern counties, cubes around whose 
solid angles may be diseerued twelve minute facets. A 
few of the globular crystals are produced by the extension 
pf only three faces around each angle of the cube, or 
which leads to the same form, four faces upon each angle 
pf the octohedron ; as the six faces upon the angle of the 
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cube are the same as eight upon the octahedron or primi- 
tive form. The face s of the euhe on most varieties of 
Flaor are rendered slightly convex by the superposition 
of very low four-sided pyramids, the edges of the laminae 
composing which are seen in strife, but upon the faces of 
these varieties there are often many little circular convex- 
ities, as if the crystals had been formed of drops and 
seldom any stria\ except upon those laces situated around 
the angles of the cube, upon which they are sometimes 
rather strong. The globular appearance of the crystals 
is given them by the number of faces of which they are 
formed, amounting in the simplest to 21, and in the most 
complex to 80 : in many it is rendered more perfect by the 
curvature of the six laces upon every angle of the cube 
amounting to 4-S, and producing crystals precisely similar 
to spheroidal Diamonds. The greatest number of faces 
obtainable from an assemblage of all the modifications 
exhibited in the plate would be 162. 

The specimen figured contains a good series of crys- 
tals, with two faces at each edge and six at each angle: 
in the larger ones the faces of the cube predominate ; in 
the smaller ones they are almost lost, and the crystals 
train a spherical contour. Between these crystals and the 
Hornstone are radiated, almost globular mass s of Fluor, 
similar to that usually turned in Derbyshire into various 
ornaments, but smaller, and in such a state of decompo- 
sition as to become almost fibrous, and delicately white . 
the inside of the crystals is yellowish green; the surface 
pale violet : the usual colour of rounded oik s from the 
same mine and seldom above half an inch over, is deep 
purple : the cubes are often dull yellow or whitish, and 
SOmetiliieS an inch, and half or more Square, i have a 
Small specimen with Dearly white cubes, about the angles 
of which are placed three facets inclined upon the faces 
of the cube, leading to the most simple of the spherical 
forms, a corner of one of these is drawn, 
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TAB. DXXX. 
ARGILLA Schistosa. 
Coal Shale. 



Syn. Schieffcr Thon. Werner, 

Shale and Stourbridge Clay. Kirzv. 1, 182. 
C lunch and Shale. Farcy, Derby sh. report, 

pp. 161, 180, and 443 
Shale and Indurated Clay, Atkins manual, 

241 and 242. 



vJne of the principal rocks that accompanies Coal is the 
Slate-Clay or Shale ; it differs from Slate (Clay-slate), to 
which sometimes it bears a great resemblance, in the im- 
perfection of its lamina*, and in falling to pieces when 
exposed to the vicissitudes of wet and dry, producing a 
kneadable Clay. The varieties ure many, some of them 
are nearly pure Alumine; others contain much Silex and 
sometimes grains of Mica; those containing most alumine 
are nearly infusible, and, therefore, fitted for firebricks 
and lute, that will stand the intense heat required for 
smelting Iron and other refractory ores; those are provi- 
dentially placed as if to point out their uses, imme- 
diately beneath the fuel ; one of the best kinds is 
called Stourbridge Clay, it is coloured grey by Bitumen, 
therefore burns nearly white, audit readily falls to pieces 
when wetted ; oilier kinds, more strictly termed Shale, 
do not fall to pieces until exposed to the weather, such 
contain more siicx and are proportionally more fusible : 
several of them also hold Bitumen enough to reader them 
inflammable. Thin layers of Bituminous coal often occur 
in strata of Shale, and the larger strata of Coal are 
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bounds! b> and include layers of Shale, fragments ol 
which arc too often brought to London among the 
coals; if these elates, as (hey are called, find their way 
into the fire, they prove troubles dm e by stopping the 
draught, otherwise, if kept rod hot they radiate much 
heat and consume slowly. All I lie strata contain Ferns, 
the steins of large reeds or gigantic plants, similar to Eu- 
phorbia?, Cacti, && converted into Bituminous Coal; 
these are much more numerous in some parts of 
strata than in others ; some of the stems arc horizontal 
and compressed; others are vertical and cylindrical, 
and both are often filled with argillaceous Ironstone, see 
tab. Bin Nodules and beds of this latter are the most 
valuable products of this Shale, particularly when they 
occur in the vicinity of good coal, as in Staffordshire, 
where the same pit often affords both. Shells sometimes 
occur ; those I have met with are of Lainarckes Genus 
Unio and are figured MifiL Con. t. 33. these are often 
filled with Ironstone. Shale alternates with several kinds 
of Sandstone, many of which partake more or less of the 
nature of Shale ; some indeed seem to be little else than 
a mixture of it, with fine sand and a little Mica, while 
others are a pure sand containing layers of Mica ; such 
is the Yorkshire pa vi tig stone. The former are termed 
Blue post, Binds, &c\ and the latter White post, Grits, 
&c. most of them have a few vegetable impressions and 
specks of Coal. 

The upper figure shows the common and lighter ap- 
pearance : the other is varied, with a more coaly aspect, 
and has the impression of Shells ah out it, with the shining 
or Slick en side appearance in bread masses : it is from a 
specimen by favour of Mr. Farcy, who brought it from 
Scotland. 1 havesiuh from Nottingham long since, by 
the attention of a long lost friend, as well as from other 
places, which shows it to be common in several Coal- 
fields. 
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TAB. DXXXI. 
TOADSTONE. 



Syn. To;kIs!(hh'. i \ iriei\ (.('Trap.) Kirx. 1. 229. 
Transition Trap, Amygdaloid, &c. Jame- 
son, Vol. 3. 
Toadstone. Farcy's Derbyshire Report, 

mi, &c. 



X Li is rock occurs in thick strata, alternating with seve- 
ral of the older Limestones of the central parts of 
England, »nd ranks among the Transition rocks of 
Werner ; its basis is a very fin* grained Greenstone* 
being an aggregate oi' Feldspar and Hornblende: a 
greater or less proportion oi green Talc enters into its 
composition, giving it a brighter green colour and more 
earthy texture. The varieties are numerous, but this 
figure we think sufficient lor this work. This isau inter- 
mediate variety, it contains much Talc, and has chiefly 
Carbonate of Lime in the vesicles, arid some small balls 
of Iron o\ydi\ The browner and more compact varie- 
ties commonly contain imperfect agate, and rarely 
Zeolite. 

The amygdaloids with a basis of Wacke, winch occur 
in the newer Fhvt/. Strata contain fine Agates, Zeolite, 
Carbonate of Lime, &c. There are three regular strata 
of Toadstone, alternating vvitli the Limestone in Derby- 
shire; from one of these the specimen figured was scut me. 



TAB. DXXXIL 
CUPRUM sulphureum. 
Granular Copper Pyrites. 

This is the second specimen I have met with of the gra- 
nular Copper pyrites in crystals : it is of a dull aspect, 
with something of the appearance of the more common 
Iron pyrites, which the crystallization^ in cubes, having 
oue or more of the solid angles truncated and passing 
to octahedrons, favours; but it is of a granular texture 
and otherwise differs, as it can be scraped with a knifo 
easily, and its internal lustre is dull. The crystals rest 
Upon mamnii Hated pyrites of the same kind. 

From Eetoumine, which is pretty well known to pro- 
duce the richly variegated Copper pyrites, coarsely shown 
in the present plate, but more particularly in the next 
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TAB. DXXXIIL 
CUPRUM sulphureum. 
Sulphuret of Coftfier. 

The yellow Copper pyrites found at Ecton is remarkable 
for its variegated tints. The crystals belong to a modi- 
fication rarely found elsewhere, and besides vary much 
in the proportion and number of their faces, either re- 
sembling the tetrahedron or oetohedroii in their general 
contour, and are mostly disposed ill confusion, sometimes 
mackled and often very difficult to discriminate, yet occa- 
sionally showing great regularity, altogether calculated 
to try the most skilful in t lie science. The modifications 
from winch these erystals result, would, if regular, pro- 
duct' si\ facets upon each angle of the tetrahedron, 
inclined in pairs at obtuse angles, over the faces of the 
tetrahedron, in all 24 {see f. 3); it seldom happens that 
more than eight of these facets occur upon one crystal, and 
often only two or three, which are occasionally so enlarged 
as to occupy nearly the whole of the faces of the regular 
primitive tetrahedron, changing it into an irregular one : 
these secondary faces are distinguishable by stria?, (sec f. 
5.) Sometimes the angles of the tetrahedron are truncated, 
leading to the octohedron, I have one or two specimens 
containing this form, in which generally three crystals 
are joined together by the faces of the tetrahedron, 
so as to produce a kind of stellated maekle, as shown 
in the middle outline, t 4, in which the striated faces 
belong to the modification above-mentioned ; there are 
but two large ones upon each face of the tetrahedron, but 
there arc also minute stria? indicating others. The edges 
of the tetrahedron also are truncated, this is a very 
curious specimen, for so much symmetry is rarely 
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produced by modifications so incompletely formed. This 
sort ofCepper pyrites is most commonly found on balls of 
Sulphate of Barytes, see tab. 96. and Carbonate of Lime; 
I possess a magnificent specimen two feet long and one 
wide, with these more or less compounded, from Ecton, 
helping the ideas in the contemplation of the vastness and 
grandeur nature occasionally exhibits, and hence creating 
a wonder that we do not pay more attention to the lessons 
to be learnt from her in our architectural ornaments, 
which are generally mere copies of unnatural fancies, 
rather than imitations of the sublime and natural. 

The larger figure on this plate exhibits several groups 
of octohedrons with their edges truncated, fig. 2, they 
also are mackled as is shown in figure 2, ; the mackle is, 
I htdiov, in \x and rare : the specimen is a Cumberland 
one, its matrix pearly Carbonate of Iron. 




I 
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TAB. DXXXIV. 
CUPRUM phosphatum. 
Phos/ihate of Co/ifier* 

Syn\ Cuivrc phosphate. Ilaiij/ Tahl 92. Kars- 
ten Jour, de Phj/s. hS, 350. 



Tab. Si Exotic Mineralogy, shows an inferior speci- 
men of tliis ore as a great rarity; the time has however 
arrived that far better are discovered in our own country, 
the description and figure of which will, 1 trust, be re- 
ceived with satisfaction, although before noticed as 
foreign.* Those fine specimens from Cornwall are 
truly remarkable, as well as their similarity to the Arse- 
mates for which they have been taken : yet so precise 
was nature in producing them, that 1 don't know a single 
specimen having been found till lately, and, therefore, 
the Arseniates figured in this work were not intermixed 
with them. 

It is, perhaps, difficult to know by mere external 
aspect, yet by a little practice in comparison, we may 
distinguish it by its colour and superior lustre, and next 
the blowpipe with Charcoal may add to the certainty, by 
the want of the garliek-scented fumes and by the grey 
scoria produced, differing from the Arseniate, which 
produers fumes and a globule of nearly pure Copper; 
analysis settling it most perfectly, and probably with the 
same result as the foreign ones. 



* Indeed foreseeing that such discoveries might happen, from other 
examples, 1 partly postponed the Kitotic Mineralogy, but that work will 
re- co mm ep ce when the preterit is finished. 
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The upper specimen from Gunuis or Gunner's lake 
mine possesses much variety, the darker parts are the phos- 
phate, which is shown with a larger character in the lower 
figure; they are accompanied by Carbonate of Copper 
and Silica] Oxyde, with a whitish bloom upon its 
surface. 

I have met with some specimens whose crystals re- 
semble those of the dark green Arseniate, and I have 
found such specimens to contain a small portion of 
Arsenic acid ; the proper crystal of the Phosphate being; 
an acute rhomb. 
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TAB. DXXXV. 
MANGANESIUM oxygenizatum. 
Filmy Oxi de of Manganese. 

Div. 2 Imitative j in films. 
Svi\. Mmi^nesc oxydc jirgenlin. Ilaiij/ Trait e, 
4. 245. 

This, although not very conspicuous, is a curious mi- 
neral and is worth distinction, being very little known. 
It Will now probably be readily recognized by the figure 
and description, and be preserved in greater plenty and 
better specimens. The specimen here drawn is a mix- 
ture of the usual dull Oxyde of Manganese, with the 
black Oxyde df Iron, and 1 think the metal used with 
the silvery and tarnished lustre rather happily represents 
it as lying in a thinish film upon the gangue. It is not 
unusual near Exeter; my specimen was among Mr. 
Day's? which 1 have now had for some years it fre- 
quently lines the hollows in masses of mammillated 
hydroxy de of Iron. 



1 



1 



SJ6 





253 



TAB. DXXXVL 
SIF, EX petuntse (manganesiferum.) 
Manganesian Felds{iar ; Rose Manganese. 

Syx. Manganese Lithoide. Bourn. Cat. p. 397. 
Manganese oxyda rose silicifere Haihj 
Traki, 4 348. 

It is understood that Manganese here causes the rosy 
tint the IMdspar has acquired, and ii lms thus been spe- 
citieally distinguished; I am doubtful if it be proper to 
make such distinctions, as it may create endless confusion, 
for thus every different coloured substance may become a 
species and confuse distinctions. However, as it has 
been particularized, it becomes our duty to exhibit it. 
The specimen ww* brought me by Mr. Mawe, with the 
following account of his discovery: — u To the South- 
West of Calliugton, in Cornwall, Which stands upon a 
hill of schistus, one mile and a half, the road declining 
all the way into a deep valley, at the bottom of which 
holes are dug for manganese, there is a place which has the 
appearance of a small quarry, about six feet deep, shewing 
a perpendicular section of the soil or Strata, which con- 
sisted of blackish earth a foot or two below the grass. 
Then an irregular Stratum of hard stone in large fragments 
both angular and rolled, situated in a bed of Manganese 
more or less in thickness. In using my hammer to break 
one of these masses 1 was surprised to find the interior of 
a beautiful rose colour ; this induced me to make more 
diligent search, and I found the same Stratum on the 
.other side of the road, where 1 employed myself in 
breaking large masses of this subsiumv. the highest 
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colours of which I selected, and on comparing some 
specimens with the Siberian, it was difficult to discrimi- 
nate one from the other I could not discover any 
means of knowing which piece was best coloured before I 
broke it, nor did I perceive one part, viz. the outside 
to be higher coloured than the interior, although the musses 
were above a foot solid. " 

The Manganese was long since supposed to give the 
crimson tint to many minerals by Bergman, Quartz, and 
other substances being occasionally tinted with it ; but it 
is probably rather a mechanical than a chemical combi 
nation, and may vary in density. 



TAB. DXXXVIL 
CALX carbonata. 
Carbonate of Lime, 



Div. 1 Crystallized, var. primitive. 



The primitive Crystal of Carbonate of Lime formerly 
being rare in Britain, T was glad to figure even u doubt- 
ful specimen upon Coal, in tab. 3. I have lately re- 
ceived from Sherborne, by favour of the late Mr, Her- 
bert a handsome fragment of the lining of an Ammonite, 
formed of primitive rhombs, which are peculiar for the 
diagonal striae upon their surfaces ; striae that seldom 
appear except upon fractured faces ; the upper figure in 
this plate represents this specimen* 

Some years since 1 had Carbonate of Lime sent me, 
which, besides the usual rhomboidnl fracture (see tab. 2.) 
had indications of fractures extending across the longest 
diagonal of the rhombs : as I received it from an Aber- 4 
deen dealer, accidentally with other subjects, I was led 
to consider it a character of Scotch Carbonate of Lime : 
I paid more attention to it, and found that Carbonate of 
Lime, when it accompanies Zeolite, has this character 
strongly. I have since received some from near Keswick, 
ft&mgf with Quartz Crystals, and a mass of opaque suef- 
fcike Carbonate of Lime, with similar marks, from Lord 
Dudley's quarry at Dudley. I have some also by favour 
of my kind friend Mr. Dauby, from St. Vincent's Rocks, 

A store of curiosities brought from Iceland by the Rt. 
lion. Sir Joseph Batiks, when lie went in the year 1772, 
to visit the Geysers, or Boiling Fountains, having been 
rummaged, a quantity of Carbonate of Lime was 
discovered, with these diagonal stria* sufficiently con* 
spicuous to characterize it ; and by some it was soott 
considered as particularly related lo the vulcanic forma- 



|1 




256 



tions : some of the specimens had foliated Zeolite or 
Stilbite about them (see tab. 2.59 and 260, where also the 
diagonal fracture of the Carbonate of Lime is mentioned 
in the description, vol. iii p. 117 : the specimen was from 
Hall-hill, Kincardineshire.) Sir Joseph, understanding 
my desire to enquire into the nature of the Carbonate of 
Lime brought from a determinedly volcanic country, 
readily welcomed me to take a quantity sufficient for any 
examination ; and all the specimens were marked, and 
even frequently fractured in conformity to the Ions; dia- 
gonal which interrupted their transparency, so that it was 
Supposed all the specimens were opaque ; however, I 
broke out some very clear fragments ; many were really 
opaque throughout, and all were destitute of the diago- 
nal, mere or less, internally. Thus it appears to be a 
sort of weathering or external change that renders these 
lines conspicuous. Some of the specimens from St, 
Vincent's Rocks arc deeply furrowed with the diagonals, 
but are destitute of them internally. 

If the rhomb be divided by these six long diagonal 
stria*, it will be resolved into two kinds of molecules, 
that is six irregular tetrahedrons and two bi pyramidal 
hexahedrons ; but if in the short diagonals there will result 
six equal irregular tetrahedrons only. Whether this 
fracture may assist in developing a difference, (besides 
Dr. Wollas ton's measure of the nucleus) between the 
Carbonate of Lime, Carbonate of Iron, or Brown-spar 
and Magnesian Carbonate of Lime, or Bitter-spar, may be 
a question; 1 do not know that these latter ever show a 
diagonal 

It is remarkable that in the Iceland specimens the dia- 
gonal flaws are only to be discovered in two directions, 
and where they cross each other they produce opaque 
tines, resembling spicule arranged in rows across the 
rhombs; I have not met with any thing similar in British, 
specimens; see the right hand outline. 



TAB. DXXXVIIL 

QUARTZ UM vitrificatum. 

Nitrified Sand tubes* 

Svn. Vitreous tubes* Dans, of Geo. Soc. vol. 
& p. 528. 

Ceraunian Sinter. Syn. Brit, Mus. p. 1G 
Blitz-Sinter, 

'Ere I terminate this work I have the satisfaction to add 
the figure of another phenomenon almost as extraor- 
dinary as the Meteor stones, and nearly as difficult- to con- 
jecture the origin of, although we see it must be of com- 
paratively recent formation. That tubular accretions of 
sand should be formed in a sand bank, forly feet above 
the sea, on the coast, with every apparent sign of vitri- 
fication within, is certainly much out of the usual course 
of nature's operations. The discovery of these tubes 
was made by E. L. Irton, Esq. at Drigg, in Cumberland ; 
who perceived the ends standing above the loose sand 
like little chimney pots; they were exposed by the 
drifting of the sand. Mr. Irton's zeal for invest [gating them 
had nearly cost him his life, for he got buried up to his 
throat in sand while searching for their terminations : in 
1812 he bad followed one to the depth of fifteen feet, and 
next year the sand had been carried away to more than 
that depth by the wind, and the excavation was conti- 
nued to twenty-nine feet, whore the tube, which had 
hitherto followed a perpendicular course, met with a bed 
of pebbles, and was united to one composed of a greenish 
grey hornstoue porphyry; here its course was rendered 
oblique for a short distance, but it resumed its perpen- 
dicular direction ; it was much diminished in diameter, 
but the termination was lost, after proceeding another 
foot, by the sand falling in. There were three tubes 
found near each other on one bank, others have been met 
with in the neighbourhood, but they are so brittle that the 
wind soon destroys them, and they can only be discovered 
soon after the wind has removed the surface of the sand- 
banks ; they are generally inclined, and have a few short 
reflected branches (one specimen was furcated) \ when 
thev enter the bed of pebbles abo\e mentioned, they pass in a 
zigzag direction from one stone to another, and are then 
gradually lost in a dark colour given to the sand: they 
are seldom straight in any part of their length, and are 
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often perforated by small holes :* the sides are always 
muc h and very irrci^iil irlv plaited so as sometimes even 
to meet and close the tube; their greatest diameter at the 
top is about two inches ; the branches are often not more 
than the fourth part of a;i inch wide and are short: the 
interior is smooth and shining hut uneven, composed of 
8 diflieultly fusible transparent and whitish glass, con- 
taining a few vesi* i< s and some dark grey specks; the 
outside is much corrugated and rough from the adherence 
of the sandy granules. The sand near them is changed 
to a dark grey from a pale reddish colour, by the black- 
ening of the redder grains, and the white granules of 
Q iartz have become opaque. The origin of these tubes 
appears to be well explained at the end of the second 
volume of the Geological Society's Transactions, where 
it is shown that the sand consists of grains of greenish 
black fusible hornstone porphyry and Quartz, but that 
there is not enough of the former to flux the Quartz, 
except in a heat urged by oxygen gas; by the help of 
which a similar «^lass might be produced — and that the 
banks are in a favourable situation for discharging the 
electricity of the clouds coming from the sea; that the 
sand being an imperfect conductor would be perforated 
in the way a quire of paper or a glass jar is sometimes 
done by electricians; now the heat of a flash of lightning 
is more than equal to that produced in small experiments 
in oxygen, and, therefore, would very probably fuse the 
sand in its passage; the pressure of the surrounding 
sand would wrinkle the sides of the tubes before they 
could cool and thus give them their irregular form. Their 
terminations, among the moist gravel at high water- 
mark, discovered since the publication of the Trans- 
actions, serves to strengthen this theory; it is observed 
also, from the shifting nature of the sand banks, the 
tubes must be of recent formation. I am indebted to C. 
hnnig, Esq. of the British Museum, for the following 
information : — 

" These sand tubes were first observed in the Senner Ileide, 
[Setraer Heath) in the county of Lippe, in Germany, where, on 
account of their being considered as the results of lightning, they 
are known by the name of Blitz-Rohren (lightning tubes). The 
form of the German tubes is exactly like that of the English 
ones, but they are frequently not more than ft quarter of an inch 
in diameter* I understand they are referred by Etnmerling 
and Lentz to the Kiesel Sinter of Werner: the latter author 
calls this variety Bl itz Sinter from its supposed origin/ 1 

• Ouv. specimen in the. Geological Society's collection is so much per- 
forated as to resemble lace. 
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TAB. DXXXIX. 
QUARTZUM cos, var. micaceum. 
Micaceous Sandstone. 



Tins is distinguished from Mica Slate by ihe rounded 
form of the grains of Quartz, and by the 51 tea lying in 
separate specks and not in continuous laminae, between 
the layers or beds of the stone; it is of a more recent 
formation than the Transition rocks, over which it lies 
and continues in ninny varieties through the coal for- 
mation ; several form a sort of slate and serve for rooiin^ 
houses, &c. others are stratified in a trough way, much 
resembling Gneiss, and in many instances they contain 
fragments of Feldspar in a more or less decomposed 
state; it varies in colour, being of a red brown, some- 
times lighter or yellower, and where it appears to be near 
the coal formation, charcoal is very distinct in it. In 
some places, as at Dundee, in Scotland, there is a 
brown micaceous sandstone that is brought occasionally to 
London in immense blocks for some of the bridge and 
canal w r orks, &c. where also, some of the Yorkshire strata 
are used ; the former contains a clayey shale in larger 
or smaller masses, almost free from Mica, 

The micaceous sandstones seem, according to Geolo - 
gists, in a great measure to designate formations; thus the 
coarse ones and those without petrifactions are generally 
the oldest ; those of a finer grain with vegetable remains 
and Clay or Shale, belong to the coal formation; the 
latest, is, perhaps, that which contains siliceous casts of 
shells, as that of Devonshire. 
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The principal figure in the plate is a fragment of York- 
shire Flag-stone, such as is used for paving in London ; 
the best kind contains much less Mica and is a very dura- 
ble stone. The right hand figure is from a specimen 
containing decomposed Feldspar. The left hand figure, 
a specimen from the neighbourhood of Coal ; it contains 
the Charcoaly remains of some plant, the bituminous 
parts of which have probably entered into the composition 
of the coal. The lower figure is from a piece of the 
kind brought from Dundee, with Slate Clay, or Shale 
attached to it. 
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TAB- DXL, 

QUARTZUM heterogeneun, 

Greywacke and Greywacke Slate of 
Geologists, 



Transition Slate of some consists of granules of 
Quartz, fragments of Slate, &c.* cemented together by 
a clayey taleosc or micaceous paste ; the granules are 
often large, the cement rough, and the general structure 
of the rock compact; at other times the granules are 
minute and the paste smooth, approaching in appear- 
ance to I [ornstone,and in large columnar concretions ; when 
the granules are small and the paste has a ragged frac- 
ture the rock is generally of a. slaty structure; thi* last 
variety is the most remarkable, because it contains some- 
times the remains of animal exuvia : I have, therefore, 
given several figures of it. 

The columnar Wacke, of which I have specimens 
from Coniston, is distinguishable from Basalt, not only 
in its composition and colour, but by the form of its 
columns, without joints and ragged on their sides, as if 
they had shrunk from each other; they are about four feet 
long, mostly four-sided, three or four inches square, and 
very sonorous. 

(n the year 1799, although scarcely attending to the 
subject, I could not. help noticing the Limestone and 
Slate near Plymouth, passing almost imperceptibly into 
each oilier in some places, and in others very distinct 
and alternating. 1 have ever since desired to get proper 
specimens to elucidate this, but have been interrupted: 
fortunately, however, the ttcw William Buckland has 
lent me two or three very interesting pieces with the fol- 
lowing label : — w From Lord Fortescue's quarries of 
Transition Limestone, at Filtiagb, near Southmoiilton, 
Devonshire: the Lime forms subordinate beds, alter- 
nating with coarse Slate, of which a fragment, accompa- 
nies the shell ; fragments of the stem of an Ehcrinus 



* Some, apparently recent rejectnmeiUa of tSic rocks, returned and 
Ijardened on the shore at IliVaeonib, resemble these* 
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occur, though sparingly, in the same slate: the position 
of which is for the most part vertical, but varies to a 
wedge shape, Saddle shape, II erring-bone, &c. The 
Lime sometimes appears in the form of a vertical bed 
of lurge lenticular calcareous concretions. Organic re- 
mains are very scarce, 17 One of these is an Ammonite, 
formed of Carbonate of Lime with a little pyrites, very 
similar to, if not precisely the same as A. spharicus, 
Mineral Conchology, tab. 53. fig. 2. — another, an Eneri- 
BUS of the same kind as occurs in the Transition Lime- 
stone, that accompanies the Greywacke Schist, (see fig. 
4u) Fig. 5 exhibits the cast of an Enerinusin Carbonate 
of Lime imbedded in Schist, from Mount Sion, Docks, 
Plymouth : thus forming a link between the Limestone 
and Schist; I have a specimen from Glyn Duffus, con- 
taining impressions only of a species of the Genus 
Spiriler (Anomia) and a minute Trilobite, in which the 
Lime is so incorporated with the Schist as to effervesce 
but slowly in acids. The other specimens figured are of 
a coarser browner kind from rocks, that do not, as I 
know of, contain any Limestone, and arc probably of an 
earlier formation than those of Plymouth, but not so old 
as those of a less slaty structure. 

Fig. L is a fragment, of a rather columnar shape from 
the summit of Snow don : it is nearly the same variety a,s 
a prismatic mass, 7 feet 5 inches long, several inches 
square, and covered with impressions of shells brought 
from Tintagel in Cornwall to our Geological Society's 
collection t the shells impressed in these, 1 find from 
their general form, belong to the new Genus Spiriler, 
which I have separated from the Terebratula of modern 
authors, a genus of shells common in the oldest Lime- 
stones, such as those of Derbyshire. Fig- 2. a more 
slaty specimen, from the same place, gathered by Richard 
Cotton, esq. 

Fig. 3. is very remarkable for containing the cast of 
part of a spiral univalve, but it is to be regretted that 
there is not enough of it to mark even the genus. 1 am 
indebted to Miss Leach for it, wiio collected it on Snow- 
don. Many of the casts in these Snow don specimens 
are replete with a brown ochraceous matter, which burns 
like powdery Charcoal. 
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TAB. DXLI. 
PETUNTSE porphyriticus. 
Porfihyry. Felds[iar Por/ihyry. 

.fx is conformnhle 1<> Moses tluit the Earth wns without 
form and void, and that the Earth was covered with 
water, ulut'h w^s to be gathered together in one place, 
and let the dry land appear : when this took place, it 
won hi happen in the separation of the Eiafth from the 
waters, that it would naturally he more or less crys- 
tallized, which agrees with what we see: the most 
perfect, or those that have been least disturbed in 
l&rgegt crystals, and the rest becoming more and more 
mingled, especially if agitated, as appears to have been 
the case ; this happens in most solutions, even in arti- 
ficial ones* 

Rocks composed of a basis, through which are dis- 
persed crystals, are called Porphyries; such as are said 
to belong to what is considered the oldest rock, are a 
sort of muddy or amorphous remains of some of the 
component parts of that rock, vix. Quartz, Feldspar and 
Mica, with either one or more in the form of crystals: 
those belonging to later formations partake of the nature 
of the respective rocks, such as Pitehstone Porphyry, 
Claystone Porphyry, &c. The present specimens are 
from the older rocks of the Grampians, in Scotland, and 
are thus related to them. The upper one has a siliceous 
base approaching to an iionistone with crystallized 
remains of Quartz, Feldspar, and Mica, scattered in it 
The middle specimen is chiefly reddish Feldspar, in 
which some is imbedded in crystals, &e. with Quartz 
and spots of Feldspar, containing Clay, Chlorite, &c.* 

* This variety, by the accurate attemion of Colonel Imrie, is shown to 
constitute vertical Dykes, stretching nearly from N, to S. whose course 
cuts the ilnv uf the Grampian bills nearly at right angles. 
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Feldspar when in a state of incipient decay is apt to have 
the odour of a clayey stone as this has. The lowest speci- 
men is commonly called a Claystone Porphyry, and is 
also scented; this seems to contain many ingredients, it 
has at least the addition of an ochraceous oxyde of Iron, 
and if X may judge from the pinky hue of the basis, it is 
tinted with Manganese, The Feldspar is not so promi- 
nent as the Mica, which gives the dark spotted appear- 
ance: the Quartz is inconspicuous. 

Porphyry was much used by the Egyptians, Romans, 
&c. and after choosing admirable specimens, mostly with 
a hard red jasperine ground, with that intelligent pre- 
ference that proved their judgment, as, is shown by the 
excellent works for which it is used in architecture or 
statuary, still preserved to confute those who might have 
doubted their attainments ; they probably \yorked it with 
w r ell hardened tools, with much patience, and ground it 
to their purpose w r ith emery or other hard materials, and 
polished it as we do Carnelians, Agate, &c. with Rotten- 
stone or something to answer a similar purpose. These 
red Porphyrys were probably found in Egypt imbedded 
in their Sienitio Rocks, which they used in their greater 
works, the well-known Cleopatra's needle and Pompey's 
pillar being made of it with immense labour. We are 
now advanced in the use and art of cutting Granite for 
buildings, which is, perhaps, a promise of attaining 
at some future period their perfection, though they will 
still have the merit of originality. 



TAB. DXLII. 
STANNUM oxygenizatum. 
Ilaematitic, or Wood Tin. 



In my account of the Hscmatitic oxydc of Tin (vol. 4, 
p {),').) I observed tin; scarcity of specimens attached to 
the rock: I have now been favoured with permission to 
figure a magnificent one, the matrix of which is Quartz, 
mixed with Tourmaline, by Mr. Ashurst Majcndte, it is 
from Trethurgey moor, near St, Austell, where it was 
found among Stream or Pebble Tin, the only situation 
in which Wood Tin has ever been found; for although 
fragments with the matrix are sometimes met with, yet 
they are always rolled pieces > and the soil in which they 
occur is probably alluvial, and composed of the debris 
of rocks no longer remaining, as is evidenced further by 
the occurrence of Gold with the Stream Tin, which is 
not found in any rock in Cornwall, at present standing. 

I have figured with this, two specimens of what the 
Miners very aptly call Toad's-eye Tin ore; one lvas 
lent me by the same gentleman as the above; the other 
was Mr. Day's: they are both parts of water worn 
masses; the Tin in them is a minute variety of the Wood 
Tin, and they were found in the same situation with it; 
the matrix is Quartz and Tourmaline, 



TAB* DXLIII. 
PLUMBUM phosphatuiiL 
Phosphate of Lend. 

Var. mammilla ted. 



These varieties of Phosphate of Lead should not be 
passed over, as they, as well as the Carbonates, no doubt, 
have occasionally been, by many miners who look for 
Lead, supposing it only of consequence when like Ga* 
hena, (see tab. 24-.) 

The crystallized Phosphates are better known, and 
being more attracting as curiosities, were preferred in 
collections. The upper specimen is from the Lead hills ; 
it has much the appearance of Calamine, but is dis- 
tinguishable by its greater weight, colour, and fusibility. 
The lower fine specimen is a rare variety from the same 
place'; its colour is very novel; the matrix is principally 
Quartz. 
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TAB. DXLIV. 
FERRUM phosphatum. 
Plios[ihate of Iron. 

Div\ 1 Crystallized. 



Although I have figured a crystallized Phosphate of 
Iron in tab. 'A of Kxotic Mineralogy, 1 am pleased, 
before I finish British Mineralogy, to find it produced in 
our island, and notice it accordingly. Foreseing such 
occurrences, I did not proceed with Exotic Mineralogy, 
but determined to finish British Mineralogy first, that it 
might include all the species possible. 

The crystals are very much elongated lamina? grouped 
into prisms in varied angles, the ends of the lamirue ter- 
minating them somewhat obliquely, but not regular 
enough for determination; they separate easily into very 
thin plates that allow of folding and rolling, transversely 
resembling some of the finest Gypsum, but more pliable?; 
it is tender like it, and easily scratched by the nail; the 
thin plates, separate, have a lightish blue cast in the 
thinner parts, and darker when viewed through the 
thicker edges: the mass appears of a bottle or dark 
green colour when viewed through the sides, but if viewed 
endwise or lengthwise, mostly blue: lustre glassy and 
very great: there is often sufficient space for refracting 
colours betwixt the lamina? 

The Phosphate of Iron in this specimen is accent pa 
jiied In Carbonate of lion in small crystals on Schisi with 
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Quartz ? Chlorite, &c. Tts external resemblance to Talc" 
was such as to have met with a general consent to its 
being 1 so ; but Dr. Wollaston has proved it to be Phos- 
phate of Iron, and it is truly interesting to see it so 
accompanied by the Carbonate, Now do we see that 
Chemistry aids description ; and though a substance may 
be identified without it, yet some of its help is absolutely 
necessary to warrant conclusions. These specimens are 
in the possession of my kind friend Mr. Heuland, whom 
I rejoice to find pleased to lend his most valuable speci- 
mens for the benefit of science : they were found about 
55 fathoms from the surface in driving an end from north 
to south in Huel Kine in Cornwall 
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TAB. DXLV, 
ARGENTUM sulphureum. 
Sld/ihuret of Silver. 

£>y\\ Argcntum sulphureum, Exot. Min. i. 32. 
Mine d' argent vitreuse, De Lisle, 3, 440. 
Sulphurated Silver Ore, Kino. 2. 115. 
Glaserz, Werner, Emmcrl. 2. 165. 
Argentvitreuse, Lameth. 1. 120. Brock. 2. 134\ 
Argent sulphuie, Haiti/ Tahl, 74. 
Sulphurated Silver., Aikim* Manual, 20. 



$i xpiii RET of Silver has been so sparingly found in 
Britain, that very few cabinets possess specimens of it ; 
in aucb as have beeu found it is generally irregularly 
disseminated among Quartz, Gahena, and Arsenical 
Pyrites, in a decomposing state, with filamentous Native 
Silver ; such specimens I have from Herland Mine in 
Cornwall. The crystallized ones now figured are in the 
possession of Mr. Galley, who obtained them from IlueJ 
Dutehy : the upper one has many small eubo-oetohedrons, 
and part of it is covered with a film of pyrites : in the 
lower specimen the Sulphuret of Silver is accompanied 
by Hair Silver and Quartz ; many of the Crystals are 
regular cubo oetoheclrons, but several are so much 
elongated or compressed, that although derived from 
the same form the faces are difficult to trace. The cha- 
racters by which this ore may be discovered, are, its 
texture, between that of hard wax and lead, colour 
blacker than lead, with a slight metallic lustre : before 
the blow -pipe a globule of silver may be obtained. 
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There is another Silver ore rarely found in the mines 
of Cornwall, the Red or Antimonial Sulphuret of Silver, 
figured in Exotic Mineralogy, tab. 33 ; but the specimens 
are by no means sufficiently characterized for illustration 
by a figure. I published both these ores of Silver in 
Exotic Mineralogy at the same time when I had not seen 
a British specimen of either. 
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TAB, DXLVL 
BARYTES sulphata. 
Sulphate of Barytes. 

Not only very different substances are found in different 
localities, but the same substances differ so essentially, 
t\vM some attention and practice are required to recognize 
them ; and when we cannot have the specimen, a figure 
conveys the best information : thus I thought it blame- 
able to leave the present unnoticed, especially as it is 
what for many years was not at all expected in Cornwall. 
It was found in the United mines in Gwennap in that 
county, I believe in 1815 : the very neat specimen 
figured at the top of the plate was lent me by the 
friendly and penetrating Mr. Brooke, whose attention to 
Mineralogy we shall shew is valuable and conspicuous. 
I add to t he plate part of a specimen from Glenmalur in 
the county of Wicklow, which in colour and crystalliza- 
tion bears a remarkable resemblance to it : this was sent 
me in IS 13 by Mr. J. Moore. 

The other varieties of Sulphate of Barytes are tolera- 
bly distinct according to their localities and the forma- 
tion they belong to : thus those of Cumberland are 
generally tabular, that of Bletclungley prismatic, similar 
to some which are found in Auvergne, and the present 
intermediate between them. The pretty somewhat stel- 
lated manner in which the crystals are placed, gives us 
some idea of the Gypsum found in Clay ; but this is 
placed on Quartz, ami when the crystals are examined 
they are soon found to be modifications of Sulphate of 
Barytes. 
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Fig 1 . 1 and 2 represent the Crystals upon the Cornish 
specimen with one or two modifications marked in dots ; 
the terminal faces are primitive. Fig, 3 exhibits the 
manner in which the groups are formed on the Irish spe- 
cimen. 

Fig, 4 is a kind of made formed of two crystals, 
joined side to side ; the line of union is strongly marked 
in the center of the terminal face : many such arc found 
in the masses of prismatic Sulphate of Barytes of Nut- 
field, 1 have a group of several small ones sticking upon 
the .side of a large prism. Fig. 6 presents, at one view, 
all the modifications I have met with among a great num- 
ber of crystals from Nutfield: I consider that such an 
outline is sufficient to explain them, and more easily un- 
derstood than a number of diagrams with the modifi- 
cations separate, which I promised in Volume V. page 
4S ? as their relative situations are clearly pointed 
out, and it is pleasant because it is concise. The 
fcices marked with letters have been described by HaLiy, 
and his letters are used. The faces indicated by figures 
have not been observed by him : of these, figure 1 is a 
very conspicuous face ; it is produced by a decrease of 
one row of molecules from the obtuse solid angle of the 
primitive: the other numbered faces are generally too 
small and dull to measure. The tabular varieties have 
generally the faces P. r. d. and o. most enlarged ; such ia 
the outline of the bottom of tab. 7*J, and there are but 
few modifications to be found upon them that are not 
shown in this outline. 
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TAB. DXLVIL 
FERRUM arsenitum. ? 
Arsenite P of Iron. 

Class 3* Metals. 
Gen* 8 Iron. Spec. Arsenite. 

The kindness of the Row W. Gregor was the pleasant 
cause of my becoming acquainted with this new mineral ; 
he sent me a specimen in Sept, 1808, telling me that he 
had ascertained it to consist of Oxyde of Iron and Oxyde 
of Arsenic, but that he had not entered into an examina- 
tion of it with a view to ascertain the relative quan- 
tities : it appears that nothing' more has been done since 
that time, and it is with some hesitation that I publish it 
as an Arsenite, as it may hereafter possibly be proved to 
be an earthy Arseniate of Iron : it was found in a mass 
of rock wbieb appears on a down in the parish of Ferrari 
Arwothel, Cornwall- Although it is not very interesting 
at first sight? yet its variety of colour is sufficiently 
striking to produce a desire for information, and it will 
be pleasant to recognise it in some other place. 

The substance is in some parts compact, with a dult 
wax- like lustre, and of a bluish olive green ; in other 
parts it is of an earthy texture and greenish white zoned 
with the olive green : rounded grains of Quartz are im- 
bedded in it, which prevent the specific gravity from 
being taken, but it is not very heavy : it is stained here 
and there with Iron Ochre. The compact parts are 
harder than Iron, but readily scraped and splintered 
with a knife ; the whiter parts yield to the finger nail : 
when heated it at first reddens, then melts with ebulli- 
tion, giving out a slight scent of garlic, and it is at last 
rendered attractible by the magnet ; the facility of its 
fusion seems to imply that it is not merely a mixture of 
its component parts, but a combination : its colour pro- 
bably depends upon its containing water. 
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TAB. DXLVI1L 
ARGILLA electrica, 
Tourmaline. 

J>h\ I, Crystallized* 

Befohe closing- this work, it is a pleasure to meet with 
a triumphant and unexpected example of the produce of 
a country hitherto but rarely quoted for any thing fine. 
The magnificent Tourmalines, of which 1 now figure two 
specimens, may vie with any thing of the kind brought 
from foreign climes, and will serve to rouse the attention 
of collectors, who have, I fear, formerly lost many fine 
things from want of information respecting them, or dili- 
gence in the search for them around their own country. 
I regret this the more, as it has several times happened 
that my figures have not been taken from such fine speci- 
mens as have since been found : such has been remarkably 
the case here ; for the specimen, tab. 200, was once 
thought a good one ; but although it may afford instruc- 
tion in the general way, and has crystals of the same 
form as this, yet it would scarcely be received as an 
example of the same variety. The spot that has afforded 
these gems, for surely their beauty entitles them to this 
appellation, is as I am informed by Mr, Brooke, " a 
small quarry of red granite near Chudleigh ; a barn 
was built with some of the largest and finest specimens 
before it was observed by a Gentleman in the neighbour- 
hood, and the walls are yet studded with the large im- 
bedded crystals of Tourmaline, coated with white-wash. 
They occurred iu a cavity in the granite rock, the space 
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Tiein^' ftfled with a yellow substance resembling Ckiy. ,v *- 
Had not this been the case it must have presented a most 
splendid grotto to the view of the discoverer, for the bril- 
liant black of the Tourmaline is in many parts relieved 
by fine crystals of Phosphate of Lime, of a very pale 
colour and frequently tinged with lilac . the basis is a dark 
reddish Feldspar, penetrated and covered by light grey- 
ish brown Quartz in tapering crystals : the ochraccous 
Clay forms a crust that is difficultly cleared from the 
Tourmaline, and adheres firmly to the rough surfaces of 
the Quartz and in the crevices ; it was this probably that 
concealed its beauty and value from Ihc workmen who 
treated it as dirty stone and so roughly as to leave 
scarcely one crystal of the Phosphate of Lime unbruised, 
besides breaking almost all those of Quartz, The largest 
crystal of Tourmaline I have figured measures two inches 
and a quarter in diameter; larger may possibly have 
been found, but as I have been favoured with the choice 
of Mr. Brooke's and Dr. Somerville's specimens, col- 
lected on the spot by them together, and also those in 
the possession of Mr. Mawe, I conceive the two I have 
figured arc very superior ones* the uppermost of which 
belongs to Mr. Brooke. It is rather curious, but not mi- 
frequently the case, that a particular cavity in a rock will 
be filled with extraordinary riches, while the most dili- 
gent will be foiled in his search after such another treasure, 
even in the neighbourhood, and it is supposed by those 
ivho have visited the spot that it will happen so here. 



* Mr. Loscombc, from whom Mr, Mawe has obtained several specimen^ 
says they are found on the northern declivity of a hill, about a mile and a 
quarter north of the famous Bovey Coal pit: he observes, that about ten 
feet below the Tourmaline, is what a Cornish miner would call a kind)/ 
goisan (quartz mixed with ochraccous matter) and from the occurrence 
of Phosphate of Lime along with the Tourmaline, he conceives it would 
produce Tin ore, which is often found in veins in the neighbouring Granite 
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TAB, DXLIX. 
CALX phosphata. 
Phosphate of Lime, dfialite. 

Div* 1 4 Crystallized- 

The fine specimens of Tourmaline, tab. 548, from near 
Chudlcigh, as T have observed, are accompanied by 
Phosphate of Lime, of which the crystals are far superior 
to any before met with in Great Britain : some, it is said, 
were found more than two inches long, whereas, formerly, 
half an inch was considered an extraordinary size. Mr. 
Brooke, who was so fortunate as to obtain several upon 
the spot, has kindly allowed me to engrave his finest ; it 
forms the front figure in the plate. The upper figure is 
from a variety found last year at Caldbeck Fell, Cum- 
berland, in a vein of Quartz ; it is accompanied by 
licxahcdral laminae of Mica, Mispickle, Pyrites, and that 
rare British mineral Sulphuret of Molybdenum, tab. 288, 
in well-defined hexahedral plates, and considerable 
abundance. 

Phosphate of Lime has been found principally in 
Cornwall, in several parts of which inferior specimens 
occur, in general accompanied by Oxyde of Tin ; I 
have one from Saint Michael's Mount, gathered by Mr. 
E. Davy. Since my former figure was published, I have 
reason to suspect that the lower specimen exhibited upon 
plate 205 is foreign, though it was in Mr. Day's collec- 
tion as British, 

I have taken the liberty to represent one or two of the 
smaller crystals perfect, that were bruised by the ill 
usage alluded to in the description of the Tourmaline, 
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TAB. DL, 
FERRUM hydratum. 
Hydro-oxfyde oj Iron. 

Dir. 1, Crystallized. 

Tins variety of Hydro-oxydc of Iron, in which the 
crystals are much more distinct than is common in that 
substance, was first brought me from Cornwall, about 
two years since, by Lady Wilson, but the specimen 
figured possessesmore variety; it is in Mr. Brooke's col- 
lection. The crystals, as shown at the bottom of the 
plate, bear a great resemblance to those of Oxyde of 
Manganese; they differ in the brownncss of the black 
colour and powder : before the blowpipe they become grey 
and brittle, are difficultly fusible into ablackbeadattractible 
by the magnet and being treated with nitre, exhibit indi- 
cations of Manganese. The matrix is crystallized Quartz, 
of a brown colour and internally zoned with opaque white. 
In Lady Wilson's specimen there is massive silical hydro- 
oxyde of Iron between the crystals and the Quartz, and both 
of them have minute crystals of Carbonate of Iron scattered 
about them. 
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7 l< stands for D'tv. i crytallizcd«—4 a. stand* ior Dir. a immUative (forms).— f 3. stands for Piv. 3 amorphous, 
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410 
50 

192 
49 



Class 1. -COMBUSTIBLES. 

i 

Genus 3. Oxyc en 

Spec I. )\att'r (aqua) 
f 1. in tetrahedrons 
Genus 4. Sum l-m 

Spec. Sodane (ehlorutum) 
f 1. in cubes 
f 2, fibrous 
Genus 5. SirM'HUR 

Spec. AVitrct' Sulphur (nativum) 
f 3. encrusting 
pulverulent 
Ccnus 6. Carbon (Car bo) 
Spec- Stone Coat (fragile) 

■j- 2, in rhomboidal prisms resulting 
from the decomposition of 
Bituminous Coal 
fibrous, like straw 
Native Coke (titular) 
f 3. amorphous 
Spec, ffltuminou* Coal (bitwninosum) 
f 1- in rhomboidal prisms 43 

burnt specimen 
f 2. plant formed 3&> 
f 3. Amorphous 386, 480 

Spec, Jet (gagas) 

wood-formed 51 
Spec. Bitumen 

§ 1, Soft (petroleum ) 

nearly fluid 10!? 
tar-like 3Gi 
viscous *t2\ 
$ 2. Hard 
globular 
sta lac title 
§ & Elastic 137, 
Sue C k /i v tin a sp hail am 

iu tuberose masses 
massive 
Spec. Wood Coal (lignosutn I 
f 2. like rotten wood 
more compact 
hard 
f 3. Amorphous 
Spec, Peat ( extraetum) 
compact 
disseminated 
Spec. Amber (mtt t in mn ) 
massive 

with hair pyrites and a fly 
Spec. Plumbago 



139 

140 

13* 

522 
186 

18? 
J 88 
I S3 
313 

o05 
ib> 

273 
274 



pebble formed 
prismatic 



2u7, i>63 
2b'9 



C-,>s J. — KARTHS, 
O lit 1 r r 1 u — flomotffrtu-otts. 
Genus 1. Aitotr.t ('aroit.ij^) 

Spec . //y ra rg i I lit r ( byd ra ta) note 1 

f L iu truncated octoherfious 213 
in prisms I t 2, !34 

f % botryoidal 433, 131 

Spec. Suhsulphate of (suhsulpliataj 

in tuberous masses 499 
Spec. Topaz ( topazins) 

crystallized 3G3, 463 

Spec, Andalu&ite ( andahma ) 

prismatic red 69 
prismatic grey and soft 507 
§ 2. Macle (cruciferous) 

in four-sided prism* Ufj 
Spec. Cy -unite fry tinea ) 

crystallized *225 
Spec. Pivite (piniensis) 

crystallized 484 
Spec. GranalUe ( crtmata ) note 2 
Genus. 2. Ma<;si:sia 
Spec. Sulphate of (sulpkat a ) note 3 
Spec. Serpentine (raricgata) 

amorphous 221, 2iU 

Genus, 3. J,iMt (Calx) 
Spec. Native (nativa ) 

encrusting J. 
Spec. Phosphate of (phosphata) 

primitive 205 
modified 20G, 54 { J 

Spec. Hydro-sulphate of (lujdro-sul- 
pkata) 

f L in tiapezkims ffi f (Jg 

macled 233 
in octohedral prisms with dihe- 
dral summits 417 
in trapeziums rounded at the 

extremities 405 
in spicule 4{jg 
lenticular 425 
f % fibrous 235, 236 

in spicnlse 234 
plumose 27 
f 3. amorphous 419; 
Spec. Carbonate of (carbonata) 

j- I. rhomboiJat fragment 2 
primitive 3, 537 
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Plate, 

hexahedral prisms 2d and 3d 

modification of Bournon 305 
ditto, with additional modifi- 
cations 306 
equiaxed rhomb, 4ta modifi- 
cation of B. 13 
ditto grouped 458 
ditto rouudtd, lenticular 12 
rhomboidal dodecahedron, 1st 

and 4th of B. 128 
ditto, with the edscs replaced, 

1st, ad, 4th, and 36tb of K. 322 
pentagonal dodecahedron, id 

and 4th of B. 1^0 
ditto mac Jed 450 
hexahcdral plates, 2d, 3d, and 

5th of B. 43S 
in obi use rhombs, with various 
modifications passing to 
spherical 418, 420, 419 

obtuse rhomb, lfiih of IS. 175 
inverse rhomb, 17lh of B. 4 
acute rhomb, IStbofti. 143 
ditto rounded 1 11 

acute rhomb, 22d and 23d of B. 

with modifications 370 
acute rhomb and 22d of B. &c. 177 
acute rhomb, rounded, with 

the apex truncated 159 
obtuse pyramidal, 12 hedron, 

27 th of B. 411 
ditto, a compound crystal 430 
ditto, with primitive face and 

2d and 36th of B. 437 
primitive with metastatic and 

equiaxed, 4th and 36th ? of B. 20 
the metastatic, 36th of B. 33 
ditto, mackled, ditto ih* 
ditto, with primitive and 4th 

ofB. U 
ditto ditto 35, 36, 442 

ditto, w ith a covering of other 

modifications 283 apd 286 

in metastatic crystals, with 
covering of other modifi- 
cations 317 
in metastatic crystals with four 

faces widened 314 
ditto ditto macled 315 
in fi- sided prisms, Sec. macled, 
2d, 4th, and 36th modifi- 
cations of B* 316 
in metastatic and other acute 

pyramids with prisms 36$ 
in regular bipyramidal dode- 
cahedrons with equiaxed 
Thomb 5 5lh and 4th of B. 275 
ditto macled k 2H\ 
in crystals composed of other 
acicuiar crystals 178 



Mala* 

t 2 * with ft laminated fracture 

radiated 171 

in spicule 437 

arborescent 427 

■talactitic 6 

ditto co i all oid 28'i 

ftbroits 345 
boiryoidal ;>.S, 2*1 
echinus, like 151, Jo2 
coral formed 

fravturCi earthy 

fibrous, encrusting 346 
tilamentose, the remains of 

shells 401 
Roc- like 8 
she 1 1- formed 404 
coral -formed 323, 290 
ditto oehraceous, (Craji) 481 
sponge- formed ocmaceous 483 
coralloid o 
ditto fmtid 148 
f 3. witli laminated concretions 4\)A 
ditto red 79 
slaly 347 
earthy (Chalk) 7 
decomposing compact (Argil- 
laceous) Limestone 210 
Spec. Arragomte or hard carbonate 
(arratfOhenAis) 
f 1. pyramidal H7 
f 2. coralloid 283 
Satin spar (fibrous) 5 
Spec, Magnerittn (nagnesiata) 
f 2. in masses of crystalline 

grains with casts of shells 217 

massive earthy 402 

com pact 41)7 
Spec* Finale of (flm t a ) 

f 1. primitive 26, 27 

cubical 11 

38 sided 73 

48 sided 529 

f 2. radiating 411 

granular :i:io 

f 3. purple and brown 513 
Genus. 4. Silkx 

Spec. Quartz (quart zmn) 
§ t f 1 piiinitiFe 4] 
doderahedral 42 
prismatic, with 3 edral pyra- 
mids 242 
ditto, with hexabedral pyra- 
mids 241, \ h\ 1:j0 
dilto, grouped 297 
ditto, impregnated with ferri- 
ferous arsenic 109 
ditto, with the angles of the 

prism replaced T02 

ditto, with the edges replaced 318 

in laminated crystals 20* 
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t 3. 



4 2. 



5 3. 
t 2. 



t 3- 

n 

t 9* 



Plat*. 

radiated 393 

septa riu in 207 

fibrous 3S7 

spongy 298 
woo 1 formed 103, tGl, 173 

she! I- formed 25U 

ditto and granular 47-1 

coral-formed 215, 291 

ditto, in lime-stone 21)2, 293 

encrini- formed 459 

variegated pebbles 220, SS 

striped dints 3S8 

ill ut 489 

decomposing ft!nt 439 
,t 

iridescent i 1 1 

in a v«|n Si^ porphyry 377 
Calcedony (achates) 

octohcdral 3117 

Cubical 'M'B 

stalactitical 309 

shell-formed, encrusting 310 

in concentric coats 514, lo'O 

massive 515 

pebbles 83 
Jasper (jaspis ) 
in hexahedral pi isms, with 3 or 

6 sided pyramids 219 

striped 1,77 

red 21F 



Silext Argil, and Water* * 
Spec. Rocksvap {aapoHtu ens) note 1 

Silex* Aryilla* and Potash, 
Spec. Feldspar {petuntse) 

^ 1. hexahedral prism, with oblique 

terminations 211 
Iiexalicdral prism, with dihe- 
dral termination, 3cc, 212 
ditto, mac led 213 
tetrahedral prism 207 
f 3. masshe, granular pink 53fi 
pebbles 214 
massive >7> r 
decomposed 224 
Spec. Mica 

in hexahedral prisms ISO, 181 
maeled 391 
laminated, yellow 395 
ditto, bronfl and black 391 

Sitex, Argill) Potash, and Soda. 
Spec, Pitchstcne, (piceus) 

massive 356, 357 

laminated 508 

Sit ex, Arailt, Sf>da> 
Spec* Analcime (analcimus ) 



f L primitive 
trapezoidal 

ditto, with fibrous ditto ? 
f 3. compact 
Spec* Ckabusie (ehabasius) 
primitive 

truncated and maclcd 



Mate* 
101 
59 
53 
57 

414 
415 



Spec 



Spec. 
f 



Spec 
f 



t 

Spec, 
t 
f 

Spec. 



Sitex, Argtllf and fdme. 

Preunite (prehmi) note 5 

in 4-edial prisms 193, 194 

rotate 195 
lenticular 196 

Mew type (mewl upas ) 

1. in 4-edral prisms, with 4-edral 

obtuse pyramids 2G5 
2* radiated white 2f>6 
ditto, red 523 

St ii bite (Jut fie its) 

L tetrahedrai prisms 258 
dhlo, primitive 524 
ditto, with tetrahedrai pyra- 



mids 
2. laminated 
I. a u mon it e ( J^a u m onti*) 
L primitive 
2. radiated 

Aptomc {aplomus) note 6 



2(>0 



445 
411) 



SileX, Argill, and Glue inc. 
Spec, He r*j I ( sma r ayd u s ) 
prismatic 

SileX) Artfill, and Bar y tea. 
Spec. Staurolite { barytiens) 
crystallized 

Sitex, A r gill* and Qxyde of Iron. 
Spec. T/utmer stone (axuiimorpfots) 

crystallized 
Spec. Tourmaline (dcetricus) 
f 1. six or ume sided prisms 

12 sided ditto 210, 331, 

prismatic 389. 
f 2, capillary 
stellated 
Spec. Garnet, (ffranatus) 
primitive 

with trim rated edges 
ditto, dull green 
trapezoidal 

wiih bevilled edges (Pt/rope) 
decom posintr 
Spec* Epidote (epidotus) 
f 1. prismatic 
f 2. stellated 
Spec. ffoy nbhnde (fraffilis) 
i 1. in 8 hedral prisms 

tabular^ 47f>, 



421 



110 



320 

2M 
548 
390 
483 
378 

43 
44 
120 
373 

372 

451 

466 

32-S 
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Plate. 

23o 
22b 
225 
509 
37.: 
407 



f 2. stellated 
acicular 
undulating 
scopiform brown 
ditto black 
schistose 
Spec. Actiiwlite (actinolithus) 

prismatic '192 

Silex, Magnesia, tfc. 
Spec. Talc ( talcum) 

f L in Ivxahedral laminae 182 

laminated 519 

f 2. massive, with diverging plates 190 

granular 1^3, 184, 185 

f 3. massive and laminated 848 

massive (steatite) 222 

earthy 272 
Spec. Amianthus 

f 2. filamentous and cork-like 121 

leather-like 122 

silk like 123 
compact, fibrous or wood-like 121 

fibrous 22*5 

ditto, compact 227 
Spec. Chrysolite (olivaceus) 

in grains (Olivin) 465 

Silex, Lime t <Vr. 
^GC.lchthyophthalmite (it hlhyophthalmus) 

primitive, &e. 

4 hedral prisms 

Silex, Lime, Arrjill, Vc. 
Spec. Diallayr (.<plendtns) 

crystallized 
Spec. Idorras < idocrasis) 

prismatic 



Sitae, Lime. Magnesia , Vc 
Spec. Tremolite 

in rhomboidal prisms 
Spec. Auyite, note 7 



520 
258 



331 



371 



191 



Silex, Iron, Magnesia, £c. 
Spec. Uypcrsttin (respleiidtns) 

laminated 177 
Genus. 5. Sikontia 

Spec. Sulphate of (snip hat a) 

f I. in truncated rhomboidal prisms 117 



tabular 
f 2. stellated 
scopiform 
fibrous and striated 

Spec. Carbonate ctf(carbvna4a) 
in hexahedr&l prisms 
scopiform 
Genus. 6. RauVTBS 

Spec. Sulphite of (sulphata) 
f 1. primitive 



i is, m 

311 



312, 



319 
119 

65 
ib. 



70, 71 



Plate, 

hcxahedral prism 95 
solid angles truncated 380 
tabular 72 
prismastic 98, 237 

frith peculiar hollows 23S 

f 2. stellated 172, 173 

primitive crystals arranged in 

tubes 294 
in plates fancifully grouped 381 
stalactitical 383 
moss-like with crystals 429 
arborescent 428 
spheroidal 9b' 
Spec. Carbonate of(carbonata) 

f I. in bipyramidal dodecahe- 
drons 76, 127 
obtuse ditto modified 453 
acute pyramids l<>9 

f 2. globular 239 

Class 2. — EARTHS. 
Order 2. — Aggregate. 
Genus. Argil la 

Spec. Marie (marga) 

containing shells 1^ 
indurated lenticular 460 
ditto arborescent (Cotham 

marie) 325 
conoidal 149 
Spec. Clay (quarlzifera) 

white 215 
coloured 247 
Spec. Slate Clay, Shale (schistosa) 

bituminous 530 
imperfectly fused (burnt rock) 494 
Spec. Loam (arcnosa) 

clayey Joani 246 
Spec. Ochre (ferrifera) 

yellow 253, 25-1 

red 255 
brown 256 
Spec. Alum Clay (pyritiftra) 

with shells 248 
Genus. Lime (Calx) 

Spec. Flexible magncsian (magnesiata 

arenosa) 506 
Spec. Sandy Lnnfstone (arenifera) 
§ 1. Firestone 

massive and shell-formed 403 
§ 2. Talciferous (green sand) marly 

with shells 324 
§ 3. cellular 

loadstone 531 
Genus. Quartz (Quartz*, v) 
Spec. Breccia 

Fuddingstone (variegated) 92 
Spec. Sandstone, (cos) 

with vegetable impressions 39, 40 
§ I. calcareous 
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Plate. 

3tK2 
15 
1U3 



Spec. 

Spec. 



s 

Spec 

Genus* 
Spec, 

Genu?, 

Sj <rc 
V. 

Spec. 

s 

Spec 



Pen us. 
Spec, 



Spec. 



Spec. 

Genus, 
Spec. 
Spec. 



loose 

with sflrcfllg 

compact decomposing 
(j, 3. micaceous 

with shale 
§ 4. ferriferous 

with shells 

globular and speckled 
variegated 
? Vitrified (vitrijicntns) 

tubular 
-Si I ieeous Sc hi* tiis (f t hist ns) 
massive ( Hone) 
speckled (Snakcstone) 
Gtt yn-ache ( hcterotjiiiriim) 
2. slaty 

Granite (Granites) 

1, massive 
graphic 

2. Gneiss (Granites laminatits) 
grey 

Sie nit e (similes) 

resplendent 
Ftfr.psrAa (Petcntsf) 
Po rp h if rtf { po rp hyrit ic vs ) 

massive 
Mica. 

Mi fa slate (srhistus) 
Mir actons Schist (schistosns) note 8 
HOftSBLEKPB (Sit EX iRArtLIS) 
Green ston e (*j ran iticn s ) 
2. Slaty Greenstone 
Basalt ( Basalt es ) 
columnar 
ditto, with shells 
2. Cellular (Wacke) 
Talc (Talcum) 
BchiSt (schhtns) 
grey 

-variegated 

in worn pebbles cemented by 
Chlorite 2tJl 
Lithomanja 
massive 251 
ditto variegated 252 
Fullers Earth ( quart zifernm > 

massive 23!, 23a 

Debris 



539 

66 
107 
413 

35-j 
35J 

510 



332 
333 



£11 



4G£* 
469 



4l<J 



Schist {sehisti) 
Vegetable ( e eye tab it is) 
pulverulent 



Class 3.— MET At S. 
Genus 2. Antimony (Antimonivm) 
Sp ee . Oxyde ( oxyg e n i za t n ni ) 
earthy 

Spec. Sulphuret ( sutphurenm) 
f 2. stellated 
fiepus 3* M^c^lse (MAjTCANtstUAi) 



335 
336 

410 



Spec. Oxyd: ( oxygenizatum ) 
f I. primitive 
in spieuJic 
f 2* matrtmiHated and stalactllic 

in films 
f 3. compact 
Genus. 4. Zixc(Zixcum) 
Spec* Oxyde ( oxijfjvnizatnm) 
§ 2. Si lit nl (siliei/crnm) 
f 2, prismatic 
tabular 
acieular 

f 2* striated and composed of con- 
centric coats 
stabetitieal and botryoidal 
in globular groups of spiculat 
coloured by Carbonate of 
Copper 

Spec. Snlphurrt or Blende (sulplu? etnn) 
f. i, primitive 39S 
w ith several modifications 3 f J7 f 39S 
in tetrahedrons 74 
ditto, with angles and edges 



86 
525 
52G 
535 
167 



15li 

4ol 

4G2 
202 



447 



truncated 
cubical 
f 2. mam mi Hated 
S] tQC* Sit tphale ( su Ip hat a m) 

laminated 
Spec. Carbonate (vurhonatum) 
f 1. primitive 
| % matnmillated 

encrusting crystals of Carbo- 
nate of Lime 
Genus. 5, Tin (Stannum) 
Spec. Qxifde {oxygenizatum) 
f t. octohedral 
prismatic 
dodeeahedral 
with acute pyramids 
f 2. compact, radiated 

in glubulcs and InvmatitiC 
f 3. veins in Killas 

pebble- and grains 
Spec. Sulphur ct (sulphurcum) 
amorphous 
Genus. G. Molybdenum 

Spec. Oxyde ( oxyyenizatnm) note 9 
Spc c . Su Ip h uret (s u ip hure u m ) 
foliated 

Genus. 7. Cobalt (Cobai.tum) 
Spec. Oxy de ( oxyyc n iza I urn ) 

pulverulent among sand 340 
Spec Arseniate ( arscniatum ) 

in minute spicules 326 
Genus, S. Iron (Ff.rrum) 
Spec, native (nativum) 

Meteoric 101 
Spec* Protoxydc (oxydu latum) note 10 
f I. octohedron and modifications 54 



75 
112 

249 

319 

470 
471 

201 



SO 

at, is 

8ii 
85 
352 
544 
337 
33S 

330 



2S& 
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Plate. 

octobedral 26:3 

f 2. granular 197 
Spec. DUgis t ( o Ug ist um) 

•f 1. in hexahedral plates G6 
between unitcrnairc and bino- 

tern tire of Haiiy 527 

foliated (upper figure) G-l 
Spec. Oxyde ( o,rjff)vnizatu,m ) 

f 2. in loose scales 64 

hrrmatitic 56 

velvety 516 

earthy, with the form of Sul- 
phate oT Barytas and cubes 179 
Spec, hydro-oxyde (hydration) 

f 1. rectangular prisms 40S 

in sjx-sided prisms 5,V> 

f 2. seriated scopifurm 60 

ditto Btaladtilical J 13 

ditto botryoidal 431 

dittn wno:i-]ik{; 13^ 

in the form of Carbonate of 

Lime crystals 375 
earthy, with impressisns of 

leaves and shells 5r.fi 
tubular 510 
f 3. in hollow tuberous masse* 107 
in ramifying coated masses 106 
in flat masses 264 
Spec* Pitch- like oxyde (pic cum) 

stalactitical 114 
Spec- Phosphate (phoaphatuw) 

f I. prismatic 51 1 

f 3 puh'erulent 10 
Spec, suhsvtphnret (mbsulpJmreum) 

amorphous 2fi2 
Spec. Sulphuret or Iron pyrites (sul- 
phur cum ) 
f 1. in cubes 29, 30 

in cubo-oetohedrons 523 
in ditto and octohedrons 99 
in dodecahedrons 422 
in cubes with convex faces 423 
in cubes with curved and con- 
cave faces 454 
f 2. mammil lated 5U 
superficially crystallized in 

balls and ftJongate^J drops JOt 
in balls superficially crystal- 
lized and decomposing 105 
in lontj spiculs 16:* 
capillary 5287 
in the form of seeds and fruit 300 
thecal of a Trrebratula 171 
ditto, of an Ammonites 455 
ditio. of Teredines in wood 200 
septa in argillaceous marie 42-1 
Spec. Prismatic Sulphuret (sulplm- 
rentn prismaticum) 
in acute rhomboidal prisms, 
with dihedral terminations 366 



Mat*:. 

ditto grouped 367 
in mac led crystals with notch- 
ed edges 3R3 
in sharp edged plates 384 
in curved plates 374 
Spec. Sulphate (sulphatitm) 

f I. primitive 350 
t 2. stalactitical to. 
fibrous 23, 28 

Spec. Carbonate (cttrbonatum) 

f L primitive 19 
lengthened inverted rhombs 435 
in rhombs vlih six incurved 

points 1 13 

tabular 198 
lenticular 62, 63 

in acute rhumbs and variations 321 
f 2. acicular 517 
velvety 512 
in small globule* 426 
§ 2. Argillaceous (ttryiUaceutn) 
f 3, as septaria 61 
in flattened nodules 296 
massive 108 
§ 3* Silieiferous (quart ziferum) 

massive ramtfiVatkms 368 
Spec. Arsenilc [arseuit nm) 

massive 547 
Sp e c. A rscn ic tc (arscn ia turn) 

f h cubical 87, 97 

Spec. Cupreous ArseniaU (cttpreo-ar- 
Sinialnm) 
crystallized 141 
Spec, Scheclaie or Wolfram (sc h ee latu m ) 
-f- 1. primitive 456 
tabular 1 'i*> 

in hexahedral prisms 166 
Genus 9 Nickle. note 1 1 
Genus 10. Arsrnic (Aksfnicom) 

Spec. Grey Cobalt (cubaUifvrriferum) 

■f- 3. massive 472 
Spec. Mispichle (ferriferum ) 

f 1. prismatic 150 
Genus 11. I'ramdh 

Spec, Hydro-oxyde, Uranitt (hydro- 
oxygeniza-tut* ) 
| 1. in four-sided plates 487 
ditto modified 125 
d itl o deco m posing 1 26 

Genus 12. Otper (Cuprum) 
Sp e C. Na tive (nat h u m ) 

f 1. in rhombs and octohedrons 216 
in hipvramidal dodecahedrons 2 > 
f 2. dentrical 17 
in bexangular branches 376 
feathery ib. 
wire-like i&. 
Spec. Prot oxyde ( oxydulatum) 

f L in. octohedrons 53 
in cubes 100 
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+ 

^pce. 
Spec 
Spec. 

t 

Spec. 
Spec, 
t 



Spec. 

t 



t 

Spec. 



f 

Spec. 



t 

Spec. 



SpCC. 
t 

Spec, 
t 
f 

ijpec. 

t 

t 

Spec. 



115 
146 

405 

475 



279 
2S0, 302 

534 



501 

359 

518 

77 
78 

533 



in octoludrons, having their 
solitl angles modified 
2. filamcntose 
Oxtjde ( oxtfyemzalum) 
2. maminilhtrd 
Pitch lih e ( pieenm ) 

massive 
/ Itf d rtf I* (h if drat u in ) 
2. ttilical 
2, ma in ml Mated 

encrusting 
Phosphate f photphatum) 

mam mi I La ted 
Subnulphuret, t>r Vitreous Cop- 
per ( substtlp h lire u »i) 
] prismatic 
tabular 
pyramidal 

obtuse bipyramidal 
Sttlphnrrt (sulphur eum ) 
L in tetrahedrons 

in trapezoidal 12-cclrflus 
in 8-e'lrons, modiJicd and 
mack led 
2. cellular 
Granular Sulphur et^ (Sitlphttreum 
av ulare ) 

1. in bipyramidaldoder ihcdious 504 
in euba octahedrons 53*2 

2. nuimmifUitfd 432 
Purple, Ihmtltupfercrz, (sklphuteum 

pur pur cum) 
h in cubes and macled 40(> 
in bexahedra) tables 509 

3. massive ib. 
G rvy Shi Ip h u ret, ( s tt Ip h U re U m 

ffrixcxim) 

1. in 4-edrons and modifications 358 
in rhomboidal 12-cdrons 503 

Su Ip h n t e (su Ip hnt'i m ) 
1. irregular 351 

Carbonate ft re en, (carbon a turn) 

1. prismatic 204 

2, rnaminiltated; byssoid 17 
Hydro-carbona*?) blue (hijdro- 

carb&tiatutn) 
t. prismatic 203 
2. radiating spicule 94 
A rsen ia tf (a rse uiat n m ) 
1, pale Line (cyaneum) 

in obtuse octahedrons 31 
ditto, truncated and green out- 
snU ;12 
2- deep blue (cayrnleum) 

1. in rotate groups of tried ra I 

prisms 303 
ditto mackled JjjOi 

2. stHlatcd 4t;i 

3. tabular {tale am) 



t h 



37 



in hexahedral plates 
dull preen (tnridnm) 
in K-edrous 
ditto elongated 
ditto modified 
f 2 seopiform 

amianthiform botryoidal 
ditto sle'lated 
compact fibrous, brown 
Genus 13. Bismuth (Vismvtcm) 
Spec. Sat ice [uatinoti) 
Spec. Carbonate (car bona turn) 
amorphous 
Genus 14 SlLVlB (Akcentum) 
Spec, No tiea (nativum) 
f 1. octahedral 
-f 2, capillary 
Spec, Muriate (ehloratuin) 

f 1. cube and enbo-octahedron 
Spec. Snip hunt (sulphur cum) 

f L cubo-oetohedrons 
S pec . A n t imo li ia I Su Ip h u re t (p u rp n reu m ) 
Genus 15. Lead (Pi f miu m) 
Spec. iVafive (iiaJiutiHt) 
massive 

0. rtfde (optfyenizatum) 
pulverulent 

Ph osp h a I e (p h " <7* »i ) 

1. in hexahedral prisms 
ditto modified 

2. mam mi Hated 



1<>S 
160 
170 
9i 
45 
hi 



3i3 



3i-t 



327 
lt> 

2M 



Spec. 

Spec, 
f 



545 



47S 
278 



58 
513 



Sp ct\ .S'w Z;/ A urc t or Gal<ena ($ « ?jj A k re u m ) 

f 1. primitive 24 

citbo-octolicdron ]7(> 

ditto macled ih, 

irregular 271 

f 3. haematitic 13 1 

slicken sides 302 

fibrous anlimoniated I:i2 
Spec. Cup rev antitaoniated Sulphur et 
( Bnurnonix) 

K I- prismatic J3J 

tabular J 3<> 
Spec. Sulphate ( fialphatum ) 

[ % t in primitive and truncated 

rhomboidal pr^ms 1^3 



octahedral 



51 3 12^ 



t 

Spec» 



ditto* covered with spiculse 130 
in modified prisms £M] 
lenticular, tabular, &c. 4g$ 
2. coating Galserta and massive 270 
Carbonate (carbon at um ) 
f 1. in 1 bf pyramidal 12 edrotia 89 
in bexahedral prisms with 

hexabedral pyramids f)0 
in tables 01 
f 2. straw-Hke J r L.> 
pee, Rhomboidal Carlonalc (earlfl- 
nil turn micans) 
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Plate. 

f 1. in acute rhombs 486 
ditto truncated prismatic ib. 
in hexahedral prisms with 

truncated 6-hedro] pyramids 312 
laminated ib. 
Spec. Carbono-muriate(carbono-muri<itum) 
in truncated cubes and prisms '.W) 
in short prisms modified 400 
Spec. Arseniate {arscnial um) 

in hexahedral prisms 29.3 
Genus 18. MKRaitv. note 12 
Gcuus 20. Gold (Alium) 



Spec. Native (nativum) 

tuberose £2 
Genus. 22. Titanium 

Spec. Oxyde (oxyyenizatum) 

f 1. tabular 209 
f 2. seopiform and fibrous 4&8 
Spec. Sffiei o-eahareous (siliveo-calca- 
reum) 

-[• 1. octohcdral 479 
Spec, ferriferous (fer rife ruin) 

f 2. granular 277 



NOTES to the SYSTEMATIC INDEX. 

1. UydrartjillUc. — Found in the Blackrock near Cork, by Dr. Wood, with Quartz and 
Black Clay Slate : a substance resembling it bus been found, also, in the Brown Post of the 
Newcastle Coal district, si-nt me by N. .). Which, Esq. 

2. Cr inalite. — Minute crystals accompanying Cynnitc and Quartz in Mica Slate were sent 
me from Dear Iioharm, by tbe Rev. I\ Forbes; it is also mentioned as found in Ireland, by Dr. 
Fitton, in the Transactions of the Geological Society. 

3. Sulphate of Magnesia occurs in solution in E^SOm and other mineral waters. 

4. Ho ksoap. — See Jameson. 

0. I'rchmU .—In Trap, near Durslcy, Mr. Gibbs, in February, 1816; and at Woodbridge, 
Gloucestershire, Mr. Bakcwell. 
<>. Aplome. — Inserted in the Catalogue, upon the authority of the Count dc Bournon. 

7. Awj tc. — In Kasalt, near Edinburgh, in small grains. 

8. MicaSlaU and Micaceous Schiitus. — ftoth published under Mica. Several of the ag- 
gregate rocks will bn found figured under the respective BllbstariCeS of whieb they arc composed. 

9. Oxyde of Molybdtnmn — Occurs along with the handsome specimens of Sulphuret of Mo- 
lybdenum in hexangular plates in Quartz, with' Phosphate of Lime and Mica, found lately at 
CaWbeck Fell, Cumberland. See tab. ol<>. 

10. Of to edral Magnetic Iron. — Found in Chlorite *>!ate at Cr. Patrick, Ireland, by G. B, 
Greenough) Fsq. 

It. Sickle. — This metal has been said to occur in Cornwall, I have a specimen of Kupfer- 
nickel, said to be from the Lead Hills, but I much doubt it. 

12. Mercury. — A specimen of Sandstone containing this metal in a native state, said to be 
found m Westmoreland, was sold some yean igo at a public sale of Miucrals, and i became 
the purchaser, but I much doubt the authenticity. 
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NOTES and CORRECTIONS. 

I. p, 10 deli* the paragraph commencing with w When wc use." 

16 We believe the uchraeeous globules on the Chalk to be the rem%ins of what some call 
an Alcyoninm, but which, in our opinion, is nearer allied to a eponge: fine I pec i- 
mens of thus have lately been sent me by G. A. Mantcll, Esq. from Lewes. 

21 L 3 tor M coral form*' read " eorallerid," 

44 L IS dele " also another called Tooth Tin," the Tooth Tin of the miners is often 
Carbonate of Lead, 

54 for" the sulphuric acid and the argil being by proper moans separated and ^com- 
bined to form," read " the sulphuric acid beinjf by calcination separated from tho 
Iron, and combined with the Argil, and an Alkali to form." 

59 dele note* 

69 L 13 for M Limestone," read » Amorphous Feldspar." 

/. 17 for 11 mora chalk y s h read t£ Sufter." 
w | fir * «uch as are not primitive sandstones," read " such stones as are not primitive. 1 ' 
127 /. 1 from the hottant, title 8 which is. 3 * 

I 4 for " of two them," read " t«o of them." 
179 i, 8 for " summits al the apex," read "terminal faces." 
II. 27 dele " consolidated serial." 

37 t. 12 for >' modification," read e « form." 

/. 16 for "each crystal," read " the crystals." 
43 I* l'i far " green Nephrite or Axestone, nearly approaching that from," read u green 

Serpentine, nearly approaching the Nephrite or Axestone from" 
97 L 25 for " Phosphorus," rtad u Phosphoric acid," 
121 I. last/or " lateral," read " trausrersc." 
125 I. 16 for u tab. 53," read « tab. 63." 
til. p. 3 add" the lower figure is from a botryoidal specimen fium tin- same place. J> 
15 L IS fvr u whether these or any," read " whether the latter or any." 
28 L 12 far " marrow and bone," read*' bone with the marrow exposed." 
3U 9 add " into" before " hexangular," dele " into" before " consequently." 
96 ^. 25 /or " Potash 40.0 " read " Potash 1. 0." 

27 for " Water 30. 0." read " Water 3, 0." 

28 for " 162. 0." read " 99, 0." 




NOTES and CORRECTIONS, 

yd. 

III. p. S6 L 30 dele from u The nature of the British Alum" to c « foreign mixture, as it," ani 

read u the British Alum ove." 
Z. 40 for ■* it may, 77 rea<i " they may." 
102 I. 12 for " read M #ires." 

1 13 In des< riisins the specimen of Adnlaria, figured in the lovrer part of plate 257, we 
have omitted to notice tuat it is accompanied by small crystals uf Oxyde of Tin and 
Quartz. 

121 i 14! for a Arsenical Iron or Mispickel," read M decomposing Iron pyrites." 
17:5 I. 14 for *< tenuosiiyy" r*u*/ " tenuity," 

IV. p. 2 5 /or " 4. 3t;l ,J rearf " 4!M5." 

3 I. ti /or lf Manganese 7 * read" Copper." 
27 i. 14 for " Lime or perhaps Magnesian pearly spar," reac£ " Iron or Brown spar. 1 * 
57 /. 3 for 11 coraHo!*!" rffld " coralliforui." 
p. 77. from a p*per lately published in Thomson's Annals, we learn that Mr.Gregor wag 
not the first discoverer of the Carbonate of Bismuth, but that the credit of the 
discovery properly Lelungs to Mr. John Mitchell, of St. Auttlo, 
98 I. 4 for " IngLetou," read w lugteboi ough." 
171 h 10 for " tab. SO," read « tab. 180." 

pp. i) a»d 10, for thepurpotis of systematic arrrangcment, the descriptions of plate 

3i-5 and 30<> ore r/ireu ii» thi* nitftibcr} on separate ieavtt t 
pp. 161 and lt>2, the same ofplau*387 and 388. 

V. passim, for u sulphurate of," read u sulphuret of." 
p. 9 and 11 for ** sulphatum" read " sulphata," 

5o I, 10 and 12/or « Dublin" read « Cork." 

70 i. 2 /or " eleven" read " nine." 

£. 3 for u thirty-fifth" read « thirty-third." 
161 I- 10 /or <* sulphate" read " sulpfcureL" 
lis 3 /or" pinii" rra<i" piniensis." 
171 i. 4 /or " GneiL" read u Gneiiss." 
187 L4 acM* f Cuivresulfure, Cuivrc Yitreux." 

200 I. for ** ami lysis" read " analyses." 
203 L 0 add a comma tf/ler Blende. 

205 i. 3 /or £ * Jlydio-oxygcnizatum" re^o! " hydratum, tt pnjsim." 

207 J. 12/Vom the bottom, for "remain" read " remains." 

i-01) i. 14/or " tnb> 1 Hi" r^rZ « tab. 61." 

217 2. 4/rorra £fee oof £om, /or *? one" recti " ore." 

1£21 I. /or " Lounds" re«o! " Lowndes." 

£2-3 /♦ 14 /Vc-?)! f/jeoorYom, Jei^ " have beeu found to*" 

229 t. 4 for « 1816" read " 186." 

2r»> 1,5 dele" C/>" 

248 I. 3 /row f/te bottom, add a * to fig, 3. 

201 /, 1 from the bottom, for " Black oxyde" read Blaek Hydro-oxyde." 
last line, for u hydroxyde" read 1 * hydro-oxydc." 

263 add fi the specimens figured in this plate are in the Cabinet of the Geological Society*" 
269 I. 17 dele" after rolling." 
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